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AUTHOR'S PREFACE 

In setting out to study the properties and the applications of such a com- 
parativelj new material as Reinforced Concrete, one is led to consider the possible 
sources of information and their nature. The fact should be kept in mind that, 
from certain points of view, the study of much succesaf ul practice is frequently not 
so fruitful as the study of some examples where failure took place or of full-sized 
structures tested to destruction. 

A considerable amount of experimental work has been done and a yast number 
of reinforced concrete structures successfully carried out in America, of which the 
records are in English. In Germany, Italy, and Austria a considerable amount of 
both experimental and practical work has been done. In Great Britain the volume 
of reinforced concrete construction is steadUy growing, but very little experimental 
research on the properties of the material has been made in this country. It is 
undoubtedly to France and to French literature that a student must turn for the 
most concise and authoritative information on the subject. 

Reinforced Concrete had its origin in France. French constructors were 
accumulating experience of its properties, and research was being carried on by 
French engineers very many years before the material came to be regarded as a 
practical proposition in other countries. Consequently, the Commission appointed 
in December, 1 900, by the French Minister of Public Works embraced a group of 
engineers whose experience in this material was unrivalled. The work of this 
Commission, extending over the succeeding six years, included a series of experiments, 
simple in detail and comprehensive in range, and directed not to the solution of 
academical minutiae, but to the obtaining of results immediately applicable to practice. 
The report of the Commission contains the results of the tests on experimental 
structures and of the tests to destruction of several of the structures of the Paris 
Exhibition of 1 900. It is unique in the literature of Reinforced Concrete, containing 
as it does all the necessary scientific data, based on first-hand observations, for the 
design of reinforced concrete structures, with the observations thereon of a group 
of engineers of the widest and most mature experience obtainable. The instructions 
are characteristically French in their clearness and boldness — a boldness derived 
from intimate knowledge, and entirely justified by results. 

The report has been much quoted and extracts have appeared from time to 
time in various English books and periodicals, but a complete survey of the work 
of the Commission was to be obtained only from the French edition. The translator 
has thought that a useful purpose might be served by an abridged English edition 
which would enable professional men with limited time to acquaint themselves with 
the scope of the work of the Commission and to have the results at hand in readily 
accessible form. It will also guide the research student to the detailed records 
of methods and results to be found in the French edition, and at the same time form 
one of the easiest avenues of approach for those who wish to make a systematic 
study of the properties and applications of Reinforced Concrete. 

NATHANIEL MARTIN. 
Glasgow, 
December, 1911. 
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PKEFACE 

Thb rapidity of the development of reinforced concrete structures, the 
principle of which was indicated by Monier in 1877, is well known. Thanks to 
the initiative of some bold and skilful constructors, a considerable number of 
applications of Reinforced Concrete had already been made when on December 19, 
1900, the French Minister of Public Works instituted a Commission to study the 
question from the point of view of his Administration. 

Notwithstanding the already numerous experiments, the properties of the 
new material were still imperfectly known, and the methods of calculation 
followed by different constructors presented essential differences and even absolute 
contradictions. 

The elementary properties of Reinforced Concrete were incompletely investi- 
gated, and it was unknown in what measure these properties permitted application 
to the new material of the principles and the results which had been laboriously 
acquired for metallic structures, and which constituted the classic science of the 
Resistance of Materials. 

The Commission decided that they ought first to study the elementary 
properties of Reinforced Concrete, reserving for later research, in the light 
of these properties, the interpretation of the complex phenomena arising in 
structures. 

The following are some of the facts established and results obtained by the 
Commission : — 

Experiments of several months' duration have shown the importance of the 
contraction, denied by certain constructors, which occurs in concrete, not only at 
the end of the period of setting but also during a long period of hardening, and 
which influences the distribution of the stresses between the concrete and the 
metal. The constructor ought to make the necessary arrangements to avoid the 
undesirable consequences this contraction may produce. 

The study of elasticity is the basis of that of stress. The Commission made 
an important contribution to the former, and verified for the first time the exacti- 
tude of the law announced by one of its members concerning concrete under 
tension. The modulus of elasticity of concrete under tension varies according to 
a straight line law up to a certain limit, and afterwards becomes almost rigorously 
constant till rupture. The stronger the reinforcement with bars well distributed 
in the tension areas, the longer is rupture postponed. 

The laws of elasticity of concrete in compression had already been the object 
of numerous experiments. The Commission made additional experiments without 
revealing any new facts. 

Attention has been drawn to the fact that in compression members, the longi- 
tudinal bars necessarily produce resistances proportional to the shortenings which 
the concrete with which they are associated supports without crushing. Thus 
arises the idea of the importance of the ductility of the concrete. 
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By varied experiments, which have confirmed the results announced by one of 
its members, the Conunission has definitely proved that for equal weights trans- 
verse reinforcements and especially spirals increase the resistance to compression of 
the concrete much more than longitudinal bars of the same weight. In preparing 
the regulations for the employment of transverse reinforcements the French 
Minister of Public Works may, at first sight, have appeared rather darinfi:, but the 
expediency of his initiative is now demonstrated by the almost identical regulations 
on this matter which have been issued in Germany, and particularly in Austria, 
after the repetition of the experiments inaugurated in France. 

The tests by the Commission have given useful but too scanty information on 
the resistance of Eeinforced Concrete to shear and to torsion. 

The study of flexion is of prime importance. The Commission has given to it 
a rational basis by proving by numerous experiments that the conservation of 
plane sections, which is the foundation of the classic theory of bending, is realised 
almost as exactly in Reinforced Concrete as in metallic members. 

The application to Reinforced Concrete of the exact ideas of the science of 
flexure, and particularly of those of the neutral axis and of the moment of inertia, 
has thus been sanctioned. Together with the laws of elasticity, they permit of the 
determination of the stresses which are developed in statically indeterminate 
structures. These stresses depend not only on the laws of statics, as in members 
statically determinate, but also on the deformations. 

Light has been thrown by some interesting experiments on the question of the 
extent to which, from the point of view of resistance to compression, slabs assist 
the ribs with which they are continuous and form part. 

Structures in Reinforced Concrete — slab, floor, footbridge and retaining wall — 
which were erected for the Exhibition of 1900, were tested to destruction. Made 
with care and method these tests have given useful information. 

Finally, the theoretical studies of the Commission following on its experiments 
cleared up several questions until then obscure, and have thus given a new 
impulse to the researches of engineers. 

A. CONSIDERE. 

Pabis, 
June 11, 1912. 
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INTEODUCTION 

Thb Commission on Reinforced Concrete was instituted by a Ministerial order 
dated December 19, 1900, and was charged "to study the questions relative to 
the employment of Reinforced Concrete and to proceed to the necessary researches 
to determine as far as possible the Regulations which might be framed for the 
employment in Public Works of this mode of Construction." 

The following gentlemen constituted the Commission : — Monsieur Lorieux, 
President ; Monsieur Consid^re, Reporter ; MM. Bechmann, Harel de la Noe, Rabut, 
R^sal, Mesnager, Hartmann, Boitel, Hermant, Cautier, Coignet^ Hennebique, 
Candlot. 

At its first meeting on February 16, 1901, the Commission appointed three 
Sub-Commissions to undertake preparatory work. 

The first Sub-Conunission, presided over by M. Rabut^ undertook the testing to 
destruction of certain of the reinforced concrete structures of the Pans Exhibition 
of 1900. 

The second Sub-Commission, presided over by M. Consid^re, was appointed to 
study the following questions : — 

1. Safe limits for tensile and compressive stresses in the concrete. 

2. Information to be produced in draft schemes to demonstrate that the different 
parts of the works are within these limits of security. 

3. Time which must elapse between completion of work and application of 
tests, conditions and duration of tests and the nature of results to be obtained. 

This Commission resorted to experimental methods in order to give its proposi- 
tions an unassailable foimdation. It established the programme of the numerous 
tests carried out under the direction of M. Mesnager at the Laboratory of the 
School of Bridges and Roads. 

The third Sub-Commission, presided over by M. Bechmann, studied questions 
relative to 

1. The production and qualities of the cement, sand and gravel, the preliminary 
tests intended to indicate the quality of the cement, the proportions of the materials, 
the quantity of water employed, the methods of mixing, etc. 

2. The qualities of the reinforcement. 

3. The practical limits of percentage. 

The three Sub-Commissions had finished their labours by the commencement of 
1905. On April 17, 1905, the Commission nominated M. Consid^re reporter, 
and undertook the discussion of the results obtained by the Sub-Commissions. 
Finally, on January 19, 1906, the Commission presented the following proposi- 
tions to the Minister of Public Works : — 

1. Draft circular to accompany the regulations for structures in Reinforced 
Concrete. 

2. Draft Regulations for structures in Reinforced Concrete. 

3. Report in support of these Regulations, followed by complementary notes by 
M. Consid^re. 



xiv INTRODUCTION 

The Minister of Publio Works further submitted the work of the Commission 
to the General Council of Bridges and Roads, on behalf of which it was examined 
by a Commission composed of M. Maurice L^yj, President, and MM. de Pr^audeau 
and y^tillart. 

This Commission presented to the General Council a new draft, which, after 
some amendments arising out of the discussion, was approved by the Coimcil, and 
accepted by the Minister of Public Works. 

The arrangement of sections adopted in the French edition^ has not been 
adhered to, and the regulations, or " Instructions " as they are called, are given 
only in their final form in the English edition. 

1 " Experiences, Rapports et Propositions Instructions Minist^rielles relatives k I'emploi da 
B^ton Arm^," published by H. Dnnod et E. Pinat, Quai des Grands Augustins 49, Paris (6*). 
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REINFORCED CONCRETE 

CHAPTER I 
Instruotions Eblativ£ to thb Usb of Rbinforcbd Conorbte 

Part I 
Data for Dbsion 

A. Imposed Loads. 

Article 1. — Bridges in reinforced concrete shall be designed to support the 
vertical externally applied loads and the wind loads stipulated by the regulations 
of August 29, 1891.1 

Article 2. — Superstructures in reinforced concrete shall, unless exception can be 
justified, be submitted to the imposed loads stipulated in the regulations of 
February 17, 1903.1 

Article 3. — The floors and other parts of buildings, retaining walls, conduits 
under pressure and all other wor^ in which the public safety is involved shall be 
designed in view of the greatest imposed loads to which they will be exposed in 
service. 

B. Limits of Stress. 

Article 4. — The compressive stress allowed in the calculations for reinforced 
concrete ought not to exceed 0*28 of the crushing resistance acquired by non- 
reinforced concrete of the same composition after ninety days' setting. The estimated 
value of this resistance, as measured on cubes of 7*88 inch side, shall be stated in 
the calculations for each project. 

Article 5. — When the concrete is spiralled, or when transverse or oblique 
reinforcements are introduced and so arranged as to resist more or less efficiently 
the transverse swelling of the concrete under the influence of compression, the 
limit of the compressive stress set forth in the preceding article will be increased in 
a greater or less degree depending on the volume and the efficiency of the trans- 
verse reinforcements, provided that the new limit, whatever the percentage of metal 
employed, shall not exceed 0*60 of the resistance to crushing of the non-reinforced 
concrete as it is defined in Article 4. 

Article 6. — The limit of stress in shear, in the longitudinal slipping of the 
concrete on itself and in the adhesion of the metal of the reinforcements to the 
concrete will be 0*10 of the limit of compressive stress defined in Article 4. 

^ See Appendix, p. 109. 
R.C. B 
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Article 7. — The limit of the compressive and tensile stresses in the metal of the 
reinforcements shall be 0*50 of the apparent limit of elasticity, as defined in the 
calculations for each project. 

For members exposed to shocks or submitted to stresses alternating in sense, 
such as in some floors, this limit will be reduced to 0*40 of the said apparent limit 
of elasticity. 

Article 8. — In members submitted to very variable stresses, the limits of stress 
defined above shall be reduced to an extent depending on the variation of 
stress. This diminution need not exceed in any case 25 per cent, of the values 
above stated. 

The limits of stress shall also be reduced for members exposed to causes of 
fatigue or enfeeblement, of which the calculations of resistance do not take account, 
e.ff.y members such as rail bearers exposed to violent dynamic action. 



Part II 
Calculations of Resistancb 

Article 9. — In the calculati'ons of the resistance of works in reinforced concrete 
there shall not only be taken into account the greatest external forces, including the 
action of the wind and snow, that the works will have to resist, but also the thermal 
effects and the effects of the contraction of the concrete in those cases where the 
concrete is prevented from contracting or expanding freely in the theoretical sense 
of the word, or where experience does not show that they may be regarded as 
approximately such. 

Article 1 0. — The calculations of resistance shall be made according to scientific 
methods resting on experimental data, and not by empirical processes. They shall 
be deduced either from the principles of resistance of materials or from principles 
offering at least the same guarantees of exactitude. 

Article 1 1. — The resistance of the concrete to tension will be taken into account 
in the calculation of the deformations. To determine the stress, however, in any 
section this resistance shall be regarded as zero in that section. 

Article 1 2. — It must be ensured that compression members are not exposed to 
buckling. That precaution may be dispensed with when the ratio of the height to 
the least transverse dimension is less than 20, and where the stress does not exceed 
the limit specified in Article 4. 

Article 13. — ^The description must indicate the qualities and the proportions of 
the materials entering into the composition of the concrete. The proportion of 
water employed in gauging ought to be supervised with care, and should be only 
sufficient to give the concrete the necessary plasticity for the proper covering of 
the reinforcements and the filling of all the voids. 

Part III 
Execution op Works 

Article 14. — The framing and the setting of the reinforcements must present 
sufficient rigidity to resist without sensible deformation the loads and the shocks to 
which they will be exposed during the execution of the work up till the removal of 
the framing. 

Article 15. — Unless in exceptional cases where the mixture would be poured 
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slow-setting cement shall be used. The concrete shall be rammed with the greatest 
care in beds of which the thickness will be in proportion to the dimensions of the 
aggregate used and the spacing of the reinforcements, and shall not exceed 
2 inches after ramming, unless stones are used as aggregate. 

Article 16. — The distances between the reinforcements themselves and to the 
faces of the frames shall be such that they permit the perfect ramming of the 
concrete and the complete surrounding of the reinforcements by the latter. The 
distance between the reinforcements and the framing, even when mortar without 
gravel or pebbles is used, ought always to be at least from 0*6 inch to 0*8 inch 
in order to protect the reinforcement from the weather. 

Article 1 7. — When specially shaped sections are employed for reinforcements 
instead of round bars, special precautions shall be taken to ensure the complete 
covering of the reinforcements on all their perimeter, and particularly on any 
re-entrant angles. 

Article 18. — When the concreting of a reinforced concrete member has been 
interrupted, which should be avoided as much as possible, the old concrete shall be 
cleaned to the solid and thoroughly moistened in order that it may be completely 
saturated before fresh concrete is put in contact with it. 

Article 1 9. — In time of frost work shall be suspended if efficient arrangements 
cannot be made to obviate harmful effects. On restarting the work all parts of 
the concrete injured by the frost shall be removed, and the procedure will then be 
as described in the preceding article. 

Article 20. — For fifteen days at least after its execution there shall be main- 
tained in the concrete sufficient humidity to ensure setting under good conditions. 

The removal of the framing shall be done without shock by purely static 
forces and only after the concrete has acquired the necessary resistance to support, 
without damage, the forces to which it will be exposed. 

Part IV 
Tests op Works 

Article 21. — Works in reinforced concrete which concern the public safety will 
be tested after completion. The conditions of the tests as well as the interval 
which must elapse before the works are put into service shall be inserted in the 
general conditions of the contract. The maximum deflections in the various parts 
of the works which ought not to be exceeded shall also as far as possible be stated 
in the general conditions. 

The age that the concrete ought to have at the moment of the tests will also 
be fixed by the general conditions. It will be at least ninety days for large 
works, forty-five days for works of average importance and thirty days for floors. 

Article 22. — The engineers shall record at the time of the tests not only 
the measurements of deformation and such other measurements as are necessary 
for the verification of the general conditions of the contract, but also as far 
as possible any other measurements which might be of service to engineering 
science. 

For works of importance registering apparatuses shall be employed. 

Article 23. — Bridges in reinforced concrete shall be tested in the manner 
prescribed for metallic bridges by the regulation of August 29, 1891.^ 

1 See Appendix, p. 111. 
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If it appears desirable to obtain any amendments to the prescription of 
this regulation, these amendments ought to be justified and inserted in the general 
conditions. 

Article 24. — Superstructures shall be tested in the manner prescribed by 
the regulation of February 17, 1903, imless amendments are justified. 

Article 25. — Floors shall be submitted to a test consisting of the application 
of the loads and the superloads intended, either to the whole of the floor or 
at least to an entire span. 

The test loads ought to remain in place for at least twenty-four hours, and 
the deflections ought not to increase at the end of fifteen hours. 
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CHAPTER II 

A Circular issubd by the French Ministry op Public Works in explanation 
OP THE Instructions, oivino Detailed Methods op Calculating Resistances 
AND Checkinc Designs (abridged) 

List op the Symbols used in Chapters II and III 



Y 



m 



E, 
m 
A 

A. 



N 



o 

C 
Y = GK 
F. = GJC 



I 
T 



the volume of the concrete in unit length of prism. 

the volume of the transverse or oblique reinforcements in unit 

length of prism, 
coefficient varying with the spacing of the transverse or oblique 

reinforcements and the efficiency of the transverse connection 

established between the longitudinal bars, 
the modulus of elasticity of steel. (Young's modulus.) 
the modulus of elasticity of concrete in compression. 



the ratio 



e: 



the equivalent homogeneous section replacing the heterogeneous 

section composed of concrete and steel, 
the sectional area of the concrete, 
the sectional area of the longitudinal reinforcements. As A, is 

generally small in comparison with A^, A^, + A«, the total area, is 

frequently taken insteaid of A^. 
the total compression normal to the section applied at the centre of 

gravity and consequently imiformly distributed, or the value of 

the compression applied halfway between the extremities of a 

section if it varies across the section, 
the unital stress in the concrete. 

the unital stress in the reinforcement on the compression side, 
the unital stress in the reinforcement on the tension side, 
the centre of gravity of the equivalent homogeneous section, the 

position of which is to be found, 
the known centre of gravity of the longitudinal reinforcements, 
the known centre of gravity of the concrete section, 
the centre of pressure of the resultant force on the cross section, 
the ordinate of G from an axis xo;' chosen at will. (See Fig. 1.) 
the ordinate of G, from the axis xx'. (See Fig. 1.) 
the ordinate of G^, from the axis xx\ (See Fig. 1.) 
the second moments of area (the moments of inertia) of the 

geometrical sections of the steel and concrete respectively in the 

cross section of the member, about the axis XGX . 
the second moment of area of the equivalent homogeneous section 

about XGX\ 
the shear on any section, t.f., the component, tangential to the 

section, of all the exterior forces, including the support reactions 

which lie on one side of the section. 
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List of the Symbol used in Chapters II and III — continued. 



M 
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X 

r 
ri 

P 

8 
h 
h 
b' 
t 
W 

d 

w' 
d! 

Vi 

Vi 
c 

L 

P 

I 

k 

K 



the bending moment applied to the cross section, i,e.y the sum of 

the moments of the exterior forces relatively to G, the centre of 

gravity of the equivalent section, 
the unital stress on the concrete distant x from the axis XGX\ 
the unital stress on the steel distant x from the axis XGX', 
the co-ordinate of the centre of pressure (or point of application of 

N) relative to the axis XX\ 
the distance from the extreme edge of the concrete and from the 

reinforcement respectively to the axis XGX\ reckoned negative 

when measured to the side of XX^ on which the bending moment 

produces tension, 
the co-ordinate of the neutral axis relatively to the axis XX\ 
the radius of gyration of the equivalent section relatively to XX\ 
the minimum radius of gyration. In a symmetrical section either 

about the axis of symmetry or an axis normal to the latter, 
the imposed load per unit length of span, 
the effective span (centre to centre of bearings), 
the overall depth of slab and rib. 
the width of the slab, 
the width of the rib. 
the thickness of the slab, 
gross section of the compression reinforcement, 
its mean distance to the compression face, 
net section of the tension reinforcement, 
its mean distance to the tension face, 
the distance of the neutral axis from the compressed face, 
the distance of the neutral axis from the centre of pressure C 
the distance of the point of application of the resultant of the 

exterior forces from the compressed face, 
the spacing centre to centre of the ribs, 
the perimeter of the longitudinal reinforcements, 
the length of a column. 

a numerical coefficient depending on the end conditions of a column, 
the "angular coefficient" of the line £S in Fig. 3, numerically 

equal toy or — . 



Note. — The quantities must be expressed in the same units throughout. The most generally 
convenient units are the inch and the lb., with their derivatives, the inch-^b. and the lb. per 
square inch. These units are applicable without conversion to the formulae throughout the 
volume. 

Imposed Loads and Working StreBses. 

Article 3. — At first sight this article seems simply to be the statement of 
the very evident necessity of designing a reinforced concrete structure so that 
the elastic resistances called into play in the various members by the action 
of the external foroes only attain a determined fraction of those which would 
endanger the stability or the life of the structure. This pre-determined fraction is 
called the coefficient of security or factor of safety. 

The article is really directed, however, against a method in use by certain 
specialists. This consists, not in determining the elastic resistances called into 
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play to balance the actual loads, but in attempting to determine the proportion 
in which it would be necessary to imagine the external loads multiplied in order 
to produce rupture. This coefficient of amplification is called by them the 
factor of safety. 

This procedure will be disallowed in preparing designs, as it is held not 
necessarily to offer a sufficient guarantee of security. No work has ever 
perished by the proportional amplification of the loads, but always by accidental 
cause or by some internal flaw the development of which proved fatal. 

Article 4. — The following table provides a comparison of working stresses in 
compression allowed by foreign regulations with those permitted by the French 
instructions : — 

Table No. 1. 



Composition of Concrete. 
(For conversion 1 cubic foot of loose cement was taken 


Average crushing resistance 
in lbs. per square inch esti- 
mated oy the Commission. 


Working 

stresKes 

allowed by 

Foreign 

Regulations, 

25 per cent. 

of (a), lbs. per 

square inch. 


Working 

stresses 

allowed by 

French 

Instructions, 


as weighing 85 Ibe.) 


(«) 
After 28 days. 


After 00 days. 


28 per cent. 

of(&), lbs.per 

square inch. 


6 cwts. cement, 28*7 cubic feet of gravel, 
14 '4 cubic feet of snnd or 1 of cement, 
3*5 of gravel, aod 1*75 of sand by 
measure. 


1520 


2275 


380 


637 


7 cwts. cement, 287 cubic feet of gravel, 
14*4 cubic feet of Band or 1 of cement, 
3' 12 of gravel, and 1*56 of sand by 
measure. 


1706 


2560 


426 


717 


8 cwts. cement, 28*7 cubic feet of gravel, 
14*4 cubic feet of sand or 1 of cement, 
2*75 of gravel, and 1*37 of sand by 
measure. 


1890 


2846 


470 


798 



The French instructions thus permit a working compressive stress of very 
much higher value than that allowed by foreign regulations. It is pointed out 
that these regulations are of earlier date, and when they are modified the change 
will, without doubt, be in the direction of the French figures. 

Article 5. — When concrete is prevented from swelling laterally under a 
longitudinal compression by transverse or oblique reinforcements, or by spiralling, 
the crushing resistance is augmented. 

Experiments made by the Commission indicate that transverse reinforcements 
and spirals multiply the crushing resistance by the quantity 

P 
1 + ^^' y. 

wi' varies with the degree of efficiency of the transverse connections established 
between the longitudinal bars. 

When the transverse reinforcement consists of ligatures forming rectangles on 
a transverse section of the prism, the coefficient might vary from 8 to 15, the 
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minimum value being applied when the spacing of the transverse reinforcements 
attains a value equal to the least transverse dimension of the member considered, 
the maximum value being applied when the spacing of the transverse reinforce- 
ments is reduced to at least one-third of that dimension. 

When the transverse reinforcement consists of a spiral tie, the coefficient might 
vary from 15 to 32. The minimum should be applied when the pitch of the 
spirals is two-fifths of the least transverse dimension of the piece considered, and 
the maximum when this spacing is reduced to 

one-fifth of that dimension for a compression of 711 lbs. per square inch, 
one-eighth of that dimension for a compression of 1,422 lbs. per square inch. 

m'P 
Whatever the vaiue of the quantity 1 -\ «r- or the percentage of metal, 

the compressive stress must not exceed 60 per cent of the resistance of non -rein- 
forced concrete as defined by Article 4. This ensures that the stress does not 
exceed half the value at which superficial cracking of the concrete commences, 
which, according to the experiments of the Commission, varies from 25 per cent, to 
CO per cent, depending on the case, of that which produces crushing of the 
reinforced concrete. 

Calculations of Sesistaace. 

Article 10. — This article sets aside all purely empirical processes of calcula- 
tion. The principles of resistance of the materials employed afford here, as in 
ordinary structures, more sure solutions. 

The experiments described in Chapter IV. show that the principle of Navier 
relative to the plane deformation of transverse sections is applicable within the 
limits of the experiments. This, combined with the application of the principle of 
the proportionality of stresses to the deformation suffices, in the case of compression 
members. 

Each heterogeneous section may be replaced by an equivalent section having 
the same mass as the real heterogeneous section by attributing to the parts of the 
section formed by the concrete a density 1 and to the parts formed by the longi- 
tudinal reinforcements^ a density m. 

Hypothetically 

M = — ...... (1) 

This ratio within the limits of the loads defined by Article 4 is about 10. It 
grows with the stress in the concrete and might be doubled or tripled at the 
moment of rupture, if failure took place by the crushing of the concrete. On the 
other hand, it would diminish if failure took place by excess of load on the 
reinforcements. 

This fact alone shows how uncertain would be the calculations of resistance 
based on the imaginary increase up to rupture of the actual loads, — a method 
previously referred to. 

It is preferable to regard the coefficient m as a figure derived from experience 
and not as representing exactly the ratio of the moduli of elasticity of the metal 
and of the concrete separately found. In every case the experiments to determine 
the modulus of elasticity E^ were carried out in non-reinforced concrete, and it is 

^ The transverse reinforcements do not figure here. Their essential rSle has already been 
considered and allowed for by the increase (Article 5) permitted in the limit of crashing stress 
of the concrete. It is in the augmentation of the resistance to crushing due to the opposition to 
lateral swelling in which their efficacy resides. 
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doubtful if the value thus found is the true value of the modulus of the concrete in 
reinforced members owing to the difficulty experienced in ramming the concrete 
between the reinforcements and the moulds. 

It may be taken that this coefficient might vary from 8 to 15. The minimum 
value will be applied when the longitudinal bars have a diameter equal to one-tenth of 
the smallest dimension of the member, the transverse interties being spaced at this 
latter dimension and the longitudinal bars being slightly shorter than the 
column. The maximum will be applied when the diameter of the longitudinal 
bars is one-twentieth of the smallest dimension of the member and the transverse 
interties spaced at one-third of this same dimension. 

The greater number of authors allow for "m" a fixed value, which is often 
taken equal to 15. There is thus attributed in many cases, without doubt, to the 
metal a greater part of the resistance than it actually takes, and to the concrete a 
less. Trouble might thus arise owing to the fact that the stress in the concrete is 
greater than the calculation assumes, and consequently the coefficient of security is 
lower than was intended. By varying " m " as above described, a more accurate 
determination of the stresses is made, which is necessary in view of the high values 
allowed in Article 4. 

Once the coefficient m has been chosen, the formulae to be applied may easily 
be put into the classical form which applies to a homogeneous solid. 



Simple Compression. 

A = A^ + w A, . 

N 



N 



(2) 
(3) 



If Re be given, A can be calculated from it. Consequently by the help of (2), and 
knowing the actual total section of the member, A^ the total section of the rein- 

A 

forcements, or -- the percentage reinforcement, may be found. 

V 

Compression with Bending. 

When the total compression N is not uniformly distributed, it is necessary to 
consider, besides the area A of the equivalent section, the position of its centre of 
gravity and its moment 



r 






.-4^^_ 



of inertia (more properly 
its second moment of area) 
relative to the axis passing 
through its centre of 
gravity and normal to the 
plane of bending. — X- — 

Fig. 1 is a sketch of 
a section, supposed to be 
symmetrical about an axis 
y*y passing through its 
centre of gravity. 

The centres of gravity 
O, and G^ of the reinforce- 
ment and of the concrete are known, as are also Y, and 7^, their distances from 
an axis xx^ chosen at will, the abscissae Y, and Y^ etc., being reckoned positive 
on one side xx\ negative on the other. 




ye 
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A, the area of the equivalent section, is given by (2). Y and the position of 
the axis XGX' is then determined from the following equation : — 

A 7 = A,r, + m A,7, (4) 

Ig and /^ are then calculated^ and / is then determined by equation (5) : 

I =: Ic -i- m Ig • (^) 

As previously pointed out, it is more convenient in practice to deal with A^ the 
total area of the member, than with A^ the area of the geometrical section of 
concrete, and the error thereby introduced is, almost without exception, negligible : 

Ae = A, + A,. 

Consequently we also deal with Gi and / respectively, the centre of gravity of 
the total area of the cross sectioi^ and the second moment of that area relative to 
an axis parallel to XGX' passing through G^. 

Formulee (2), (4) and (5) are then rewritten 

A = Ae + (m — 1) A, . . . . (2'; 

A r = AJt + (m - 1) A,7, .... (4') 

I=I^ + A,(Y^Y^^ + (m^l)I, . (5') 
Now if in addition to iV, there is applied a bending moment M, 

^c = -^+ j^ iPV 

and if at the point considered there is found a longitudinal reinforcement, the 
compression it would carry would be 

«. = «»«« (6) 

In (5a) X must be reckoned positive when it represents the distance to points 
lying to that side of XGX* on which the bending moment produces compression. 
For example, when the bending moment produces compression between G and iT, 
and tension between G and i>, then x must be reckoned positive for all points 
between G and K and negative for all points between G and D, 

The maximum compression in the concrete will then be given by (7) : 

'^c = -^ -T -J ^c V'; 

Its least compression will be 

^c = ^ "- 7 ^c ('^> 

The compressions in the reinforcements will be obtained by substituting the 
appropriate values of x, in (7) : 

^' " ^ \ A "^ 7 ^v ^^^ 

^' ~ ^ \A ~ T ^V ^ ^^ 

It is an essential condition for the correct application of these formulse that 
compression exists throughout the cross section, or that in (7a) and (8a) n^ and w, 
are positive. If in these formulse the resultant stress was negative or a tension, 
the formulsB would no longer apply, since the laws of tension in concrete differ 
widely from those expressing the phenomena of its compression. In that case the 
procedure will be as explained later. 
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If the centre of pressure of the cross section considered were known, bj 
definition 

M^Nx^ (9) 

and 

I =: ^1^ (10) 

we have 

'^^ f 0+?) • • • • (11) 

The neutral axis would by definition be obtained when n^ = o, that is when 

(l+"^)=o (12) 

x' being the coordinate defining the position of that axis. 
Formula (7a) becomes with these notations 

Comparison of (12) and (13) indicates that there is only compression throughout 
the cross section when — a?' >- ^^ that is when the neutral axis falls outside the 
section. 

The preceding formulee suppose that N and M are known for each cross section 
of the member. That is the case for a column carrying a central load — that is, 
where the load is applied to the centre of gravity G of the equivalent section, and 
consequently Jf = o, or when the load is eccentric and M zr iVar^. This is the 
case of a dam where the curve of pressures gives N and or^ for each section. 

When, however, these values are not directly furnished by statics, the procedure 
will be as indicated in the much more general case where members provide a 
resistance composed simultaneously of compression and tension. That is the case 
which really justifies the employment of reinforcements. 

Article 11. — When the ordinary principles of statics furnish the normal and 
tangential components of the external forces acting on each cross section of the 
member considered, and also the bending moment at that section, the calculations 
necessary for the design of a reinforced concrete member may be proceeded with, 
without any reference to the elastic deformations of the member. 

But in the case of continuous beams, or beams wholly or partially built in or 
arched ribs working in tension, the provisions of Article 1 1 are applicable. 

The Administration are prepared to accept the method of calculation in common 
use, although it is not at all accurate. It consists in attributing the same 
coefficient of elasticity in tension as in compression. Once this hypothesis is 
allowed the formulae established above, under the restriction that there is only 
compression on any cross section, become general. 

Now, by virtue of the intervention of the equivalent section A, these formulee 
bring back the resistance of a reinforced concrete member, that is to say, of a 
heterogeneous member, to that of the resistance of an equivalent homogeneous piece. 
All the general and classical results which apply in the case of the latter are in 
consequence capable of application to the former. Thus to determine the values 
of iV, M and T in the case of an arch, or of M and T and the support reactions in 
the case of a straight beam loaded transversely (where N = o), it suffices to adopt 
the well-known values which apply to homogeneous members. 
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Thus for a reinforced concrete beam built in at both extremities, the greatest 
bending moment will be at the building in, and will have for its value 

To" ...... \-l*/ 

The bending moment at the middle of the span, of sign contrary to the preceding, 
will be in absolute value 

24 (^^) 

For partial building in an intermediate value between the latter value and ^, 

o 

the value of the bending moment in a simply supported beam must be chosen. 

For continuous span bridges the well-known expressions are applicable to 
reinforced concrete structures. 

In the case of a double-hinged arch the thrust is readily obtained from tables ^ 
relative to homogeneous arches, and for a built-in arch the tables recently published 
by M. Pigeaud ^ give similar information. If it is considered that there is only 
partial constraint, intermediate values between those furnished by the tables must 
be chosen. 

Once the thrust is known, all the necessary data to determine if, N and T 
graphically or by calculation are obtained for each of the sections it is desired to 
consider. 

A more correct interpretation of the regulation is obtained by taking into 
account the actual elastic behaviour of concrete in tension. As a result of different 
experiments it is known that the coefficient of elasticity of reinforced concrete in 
tension only conserves a value sensibly constant up to a limit of stress, which is the 
same as the limit of the resistance to extension of a similar concrete non-reinforced. 
Beyond this limit the concrete becomes in effect plastic, that is, it extends without 
its resistance to tension being modified, owing to its connection with the reinforce- 
ments. There is no difficulty theoretically in building up on this hypothesis, 
together with that of Navier relating to the plane deformation of plane sections, 
expressions for the resistance of materials, but the expressions become much more 
complex. 

By one or other of the above methods the values of iT, M and T will be found. 

From these the unital stresses, at least on the more highly stressed sections, 
must be determined. In this latter calculation Article 1 1 prescribes the abstraction 
of all the resistance to extension of the concrete. This is not in the least contra- 
dictory to that which prescribes the taking account of that resistance in the 
calculations of deformation, since in the latter the abstraction of all the resistance 
to extension of the concrete would lead to excessive values being put on the 
deformations and consequently on i\r, M and T^ which depend on the calculated 
values obtained ; on the other hand, the local stresses must be determined on a 
hypothesis representing the most unfavourable conditions which may possibly 
supervene in practice. In fact, the concrete cracks more or less from the tension 
side of each member. These microscopic cracks, or even a fissure at any one place, 
have very little effect on the deformation of the member as a whole, although the 
local stress in the reinforcement at the fissure will be materially increased owing 
to the complete annulling of the tension resistance of the concrete. 

^ Tables de Bresse, published by Gauthier Villars, 55, Quai des Grands Aagustins, Paris (6*). 
' "Annales des Fonts et Chauss^'* (Deuxifeme trimestre 1905, et troisi^me trimestre 1906). 
Obtainable from H. Dunod and E. Pinat, 47, Quai des Grands Auig^stins, Paris (6*). 
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Example of the Application of the above Principles to a Slab of T Section 

and to a Beam of Bectangnlar Section. 

The cross section of the member dealt with is shown in Fig. 2. 
If there are no compression reinforcements w must be made equal to zero. In 
Fig. 3 the ordinates of the straight line A^B* give the stresses in the concrete, and 



^. 



I 




W'\ 



Fig. 2. 



Fig. 3. 



the appropriate ordinates multiplied by " m " give the values of the stresses in the 
reinforcements. 

(a) Simple Bending. 

N'=.o^ the algebraic sum of the elastic forces normal to the cross section is 
consequently zero. From this equation the imknown distance y\ to the neutral 
axis is determined. We may therefore write 

o = ^' + (^ - ^0 < (yi - + ^ ^ (yi - t£) - m t..' (A - rf' - yi) (16) 1 

in which the only unknown is y\. Also the angular coefficient K is determined 
thus: 



| = *:^" + (6-6')*''(f-3)+-«'(yx-rf)d- 



(17) 



m w' (A — d' — yi) (A — d') . 
where K is the onlj unknown value. 

These formula implicitly suppoae that the neutral axia falls in the rib. If it 
falls in the slab, it suffices to make 6' =i& in the above formulae, which become 

o = ^ + OT w (yi - d) - « «-' (A - d' - yi) . . . (18)i 
^=--^ + w w (yi - rf) d - OT «-' (A - d' - yi) (A - d') . (19) 



^ For a ribbed slab with both tension and compression reinforcements in which the neutral 
axis falls in the rib (see expression 18«, p. 14)— 

^* V ( V i ■*■ V V ^^'^ 

When the neutral axis falls in the slab or for a member of rectangular section with both 
tension and compression reinforcements, h — V and 



^, ^^ I \ m(w + w'')\^ , 2m{t vd + w'jh - d') } m(to + to') 
^ V ( ii ) + b' F 



W 



In the latter case when there is onlj tension reinforcement in either the ribbed slab or 
member of rectangular section, to = o^ and 






W 



(21) 
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To know where the neutral axis falla, and in consequence whether its position 

is determined by (16) or (18), it suffices to replace yi by t in the right-hand member 

of (18), which gives 

b t^ 

-— + mw(t — d) — mw' (h — d' — t). . . (18a) 

If this expression has a positive value, the neutral axis falls in the slab and is 
determined by (18). When its value is negative the neutral axis falls in the rib 
and is determined by (16). 

Formulae (18) and (19) apply also to a rectangular section of base b and height h. 
When the two unknowns (18) and (19) are determined, the maximum values of 
the unital stresses are : 

Rc^Kyx (20) 

R, = mK{y^-d) \ 

B'^^mKih-^d' — yi)J • • • • 

(b) Composite Flexion (or Flexion Combined with Thrust). 

In addition to M and T, as in the previous case, iTis also known, as is the centre 
of pressure (7, which is distant c from the compressed face, reckoned positive if it 
falls in the section and negative if it lies outside the latter. In the following 
calculations it is better to determine in the first place the position of the neutral 
axis by its distance XC (ya) from C rather than by yi, its distance from the 
compressed face (Fig. 3). 

Since the resultant of the elastic forces coincides with iT, the sum of the moments 
of the elastic forces relatively to C is zero, which gives the following equation to 
determine ya • — 

-{•mw(y2 + c — d) {'—c + d)'—mw'{k'—d' — C'—p<i){h'—d''—c) = o (22) 

which is of the form 

y^^ + Pt/2 + q = o (23) 

where 

;> = -.-^c« + 3^^-,-lj(c-0' ^ (c-<0 + -y-(A-(i'-c) 

The term in i/j^ is missing, which facilitates the solution and justifies the use of ys 
in preference to yi. 

When ya has been found, the unknown auxiliary K is obtained immediately by 
the equation 

f=5^+-(«+i)+(*-.')[(-.+.)«-<-^^n 

+ m w [ya + c — d] — m w' [h — d' — c — ya] . (25) 
where K is the only unknown. 

Formulae (22) to (25) inclusive assume that the neutral axis falls in the rib. If 
it falls in the slab, as also in the case of a beam of rectangular section, base 6, 
height A, it suffices to make b' = b, which gives 

p = - 3 c« J- (c - d) H 1— (h-d' -c) . (26) 



(24) 
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= — 2c8 — 



m w 



(c - d) 



a — 



6 m w>' 



(A — rf' — cf 



(27) 



h ^^ ^' 6 

In the case of a ribbed slab, to know if the neutral axis falls in the rib or in the 
slab it is sufficient to determine whether or not the first member of the equation 
(23) has or has not contrary signs at the upper and lower extremities of the rib. 
When the unknowns ya and K are determined, there is obtained from the former 

yi = ^2 + c 
for the distance of the neutral axis to the compressed face. The values of the 
unital stresses on the concrete and reinforcements are then determined, as previously, 
by formulae (20) and (21). 

Bemarks on the Calculation of Slabs. 

When a floor is formed of a slab with ribs (Fig. 4), a rib is considered with 
a part only of the slab c c\ d d\ of width cd := 6, without taking into account the 
help derived from the neighbouring parts. 

This width h should bear a relation to the span and spacing of the ribs and 
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Fig. 4. 

the thickness of the slab. It should never exceed one-third of the span « of the 
ribs, nor three-fourths of their spacing Z. 

If the floor has to support concentrated loads between the ribs, it ought to be 
provided with two series of reinforcements at right angles. There is generally 
given to the feebler reinforcement a total section per metre of width of slab at 
least equal to one-half of the stronger section per metre length of slab. 

To calculate the thickness t of the slab, an isolated load might be replaced by 
a load imiformly distributed on a rectangle having this load as centre, its sides 
parallel to the ribs and at a distance apart t equal to the sum of the thicknesses of 
the slab itself, and of the filling and of the pavement which it carries, its sides, 

perpendicular to the ribs, having for spacing t •\- —. The load thus distributed 

o 

is supposed to be carried by a band of the floor slab of width ^ •\- -^ and of span Z, 

supported on two consecutive ribs. 
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When a floor is supported by two sets of ribs at right angles, spaced at spans 
L and V respectively, the bending moment in the span L may be obtained, in the 
absence of a better method, by calculating it as if the ribs spaced L apart alone 
existed, and by multiplying the figure so obtained by the coefficient of reduction : 

1 



1 + 2 



L^ 



{U) 



'\4 



A' 



^•••••^ 



b' 



The bending moment in the span V is obtained by a similar process and by 
changing the letters in the coefficient of reduction. 

Besistance to Slipping of Seinforcements (Adhesion). 

If it has been found that in two neighbouring sections AB^ A^B' of a member 
(Fig. 5), spaced A$ apart, there are unital stresses of B/ and E", the . total 

stresses on these sections will be w'E/ and w'Bg" 
respectively, and the tendency of the reinforcement 
to slip in its sheath of concrete is measured by the 
difference 

«.' {b; - B."). 

The tendency to slip, per unit of surface of the 

reinforcement, will then be — ^^ — - — ^, and 

F . As 

it is this ratio which must not exceed the limit 

imposed by Article 6 of the instructions, viz., one- 

t^nth of the maximum compressive stress, or 0*028 

of the crushing strength of the concrete after ninety 

days' setting. 

When stirrups or other transverse reinforcements 

are attached to the longitudinal reinforcement in 

such a manner that slipping of the latter cannot 

take place without shearing the former, then the 

shearing resistance F of the transverse pieces 

occurring on the length As of the longitudinal 

reinforcement considered as the product of the 

section in shear by the allowable shearing stress for the metal ought to be deducted 

from the slipping force w' {E, — B"), It is then sufficient that the ratio 

• w' (B/ — B,") — F 

F. As 
does not exceed the limit allowed for adhesion. 

When there are only simple ties between the transverse and longitudinal rein- 
forcements, these are not sufficient to bring the shearing strength of the transverse 
pieces into action as a reinforcement lent to the resistance to slipping of the 
longitudinals. Consequently no account ought to be taken of the shear resistance 
of the transverse reinforcements. The ties, however, serve other purposes and 
ought to be provided. 

Longitudinal Slipping of the Concrete on Itself and Shearing Sesistanoe. 

Consider a portion of the member lying between two transverse sections AB 
and A'B'j distant apart A«, and having a longitudinal reinforcement a'b' in the 
tension side of the member. Consider a horizontal section of the member in the 
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Fig. 5. 
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stretched part of the concrete, that is, between the reinforcement and the neutral 
plane and parallel to the latter. Let w^ be the area of this section. 

As the tensions in the concrete normally to mB and nB' are not taken account 
of, the portion m n BB' of the member is in equilibrium under the influence of the 
tensions w'B/ and w^H" of the longitudinal reinforcements and of the longitudinal 
shearing stress on the plane mn. The value of this longitudinal shearing stress 
per unit area is 

«'W-^) (28) 



w. 



and ought not in any case to exceed the stress allowed for the shearing of the 
concrete. 

This stress (28) remains constant up to the neutral plane. Above that plane 
it diminishes by the effect of the compression, so that what has been taken account 
of here represents the maximum stress. 

If transverse reinforcements are employed to resist efficiently the longitudinal 
slipping, they might be taken account of as described in the discussion of adhesion. 

The vertical shearing stress at each point is besides, as is well known, the 
same in magnitude as the longitudinal slipping force just considered. 

Buckling of Compressed Pieces. 

Article 12. — To ensure that buckling of compressed pieces will not occur, the 
following inequality, which expresses Rankine's formula, must be satisfied : 

f(i+i-oJ^)<^' • • • . • ^''^ 

The varying values of A; to suit the different end conditions met with in practice 
are as follows : — 

Table No. 2. 



End conditions. 


k 


Remarks. 


Built in at one end, free at the other 


4 




Jointed at both ends 


1 




Jointed at one end, built in at the 


i 


If the building in is imperfect, a mean 


other. 




value between ^ and 1 should be 
chosen. 


Built in at both ends 


i 


If the building in at one end is im- 
perfect, a mean value between ^ and 
^ should be taken. If it is imperfect 
at both ends, a mean value between 
^ and 1 should be chosen. 



When the compression member is of great length, it happens that unity is 

k P 
negligible in comparison with the number ... — g. The inequality which 

expresses the condition of stability might be simplified thus : 

A ■ 10,000 ri» "^ " 
^^.lO^^An^^^ .... (30) 



fi 
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The average value of Be ^^ al>out 710 lbs. per square inch, and the coefficient 
of elasticity of concrete about on the average one-tenth that of steel, that is, 
E^ = 2,844,000 lbs. per square inch. 

The product 10,000 J?^ = 7,100,000 lbs. per square inch. 

The product — j-^ = 7,030,000 lbs. per square inch. 
These are sensibly equal, so that (30) may be rewritten : 

-^< 4J- ~7a~ • ^c .... (31) 

which is Euler's formula with a coefficient of security of 4. It is thus seen that 
the indications furnished by this formula agree with those of the Rankine formula 
for very long pieces. 

If in addition to the purely compressive stress on the member there is a bending 
moment, the effect of which cannot be considered negligible, e.</., the case of an 
eccentrically loaded column, or of a long column exposed to wind pressure, the 
maximum compressive stress due to this bending moment must be introduced into 
the inequality (29) in order to completely state the conditions of stability. 

The stress due to this bending moment is expressed by 

-fl^c=^ (31«) 

Of by -y, = :^ (316) 

Rankine's formula is then represented by one or the other of the following 
inequalities : — 

A V "^ 10,000 r^a ■•■ T^j ^ ^ • • • ^^^) 

Execution and Tests of Works. 

The Commission point out that comment on the remaining articles of the 
Instructions is superfluous. They limit themselves to the remark regarding the 
execution of works that in reinforced concrete construction, perfection of execution 
is the essential condition of success. Accidents which have happened are in general 
due to the mediocre quality of the materials used or their improper employment. 
It is necessary to exercise a special supervision over the production and the purity 
of the materials used, their mixture, the quality and the quantity of the water used 
in the manufacture of the concrete, the ramming and placing of the concrete 
round the reinforcements, and the stability of the latter till the enveloping 
concrete is properly in position. 



CHAPTER III 

Annex to the Explanatory Cibcular by the French Ministry op Pubuo 
Works, beinq a Report on the Draft Regulations of the Government 
Commission by the Commission nominated by the General Council of 
Bridges and Roads (abridged). 

As explained in the Introductory Note, this commission, consisting of M. Maurice 
L^yj as President and Reporter, and MM. de Pr^audeau and Y^tillart, reconsidered 
the whole question of the draft regulations presented to the Minister of Public 
Works by the larger Government Commission, and as a result of their labours the 
regulations took the form which appears in Chapter I. 

They suggested the substitution of the word " Instructions " for the word 
'* Regulations," as conveying a sense of less permanence and finality without losing 
any of the obligatory character of the latter. 

They also reconsidered the propriety of authorising the high working stress 
proposed by the Crovemment Commission. After much consideration and discussion, 
they came to the conclusion that^ taking into accoimt the methods of calculation by 
which the stresses would be arrived at, the limits defined in Articles 4 and 5 
would be safe in practice. 

The fundamental premise of all calculations in reinforced concrete is die ratio 
expressing the equivalence of equal sections of reinforcement and of concrete repre- 
sented by the symbol "m." The Government Commission did not come to a 
imanimous decision on the value of m. Two members, MM. Rabut and Mesnager, 
were of opinion that this number should be taken equal to 10, whilst the majority 
of the commission decided that it should have a value ranging from 8 to 1 5. The 
German and Swiss regulations, as well as the majority of French and Belgian 
writers, adopt the value 15. 

Hypothetically m is the ratio between the moduli of elasticity of the reinforce- 
ment and of the concrete. From the experiments of M. Mesnager, w^hich agree 
closely with those of Professor Bach of Stuttgart, this ratio up to a stress of 850 lbs. 
per square inch on a concrete composed of 6 cwts. Portland cement to 14-3 cubic 
feet of sand to 2 8 '7 cubic feet of gravel, has the value 10. With the value 15 
there is often attributed to the metal a greater share of the load than it really takes» 
so that the concrete is more highly stressed than the calculations indicate. Danger 
thus arises from the use of a fixed value of m. 

The following considerations concerning the closely interrelated quantities, "m" 
the working stress and the coefficient of security, lead the Commission nominated by 
the General Council of Bridges and Roads to agree to the figures appearing in the 
circular accompanying the instructions. 

Consider a column of reinforced concrete in which the calculated stress is 710 lbs. 
per square inch. A test cube of the same concrete not reinforced broke after 
ninety days' setting under a load of 2,840 lbs. per square inch. The column would 

2 
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then be said to have a coefficient of security of 4. This is, of course, only a con- 
Tentional value. The real value of the coefficient of security can only be determined 
by the testing to destruction of the actual structure. 

This actual coefficient of security was determined in the case of five experimental 
columns on which very precise rupture experiments were carried out by Professor 
Bach of Stuttgart. The breaking loads experimentally determined were compared 
with the calculated stresses resulting 

1. From the employment of the working stresses allowed by foreign regulations 

and m constant and equal to 15. 

^ 364" 

4 
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2. From the employment of the 
working stresses allowed by the 
instructions, taking advantage of the 



Fio. 6. 



from 2*46 inches to 9*84 inches apart, 
ligatures, was 3*83 cubic inches. 

Table No. 3 is a rdswn^ of the five series of experiments. 



coefficient of increase i\-\'m!-y \ 

and making m vary from 8 to 15. 

The columns tested had the cross 
section shown on Fig. 6 and a length 
of 39*37 inches. The area of eaoh 
column was thus 96*9 square inches. 
Each was reinforced with four rods 
varying from 0*59 to 1*18 inches in 
diameter and spaced at 7*09-inoh 
centres. These longitudinal rods were 
united in pairs by rods of 0*276 inch 
diameter, forming double transverse 
ligatures, forming the four sides of 
a square and spaced longitudinally 
P, the volume of each set of four 



Table No. 3. 



1. 


2. 


8. 


4. 


5. 


No. of 
Experiment. 


Diameter of 

Longitudinal 

Reinforcements. 


Spacing of 

Transverse 

Beinforcements. 


Mean Value of the 
Breaking Load. 


Total Cross 

Section of the 

Longitudinal 

Beinforcements. 


1 
2 
3 
4 
5 


Inches. 
0*59 
0-59 
0*59 
0-79 
M8 


Inches. 
9*84 
4*92 
2-46 
9-84 
9-84 


Lbs. per square inch. 
2,390 
2,520 
2,915 
2,420 
2,700 


Square Inches. 
MO 
MO 
MO 
1-95 
4-39 



The breaking stress of a non-reinforced concrete column was found to be 
2,020 lbs. per square inch and that of a cube of this concrete 2,500 lbs. per 
square inch. 



THE VALUES OF "m" AND "w 



««i^'» 
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Supposing m = 1 5 and taking Ji^ = ^^^ ^^' P^^ square inch, which would 
conform to the German regulations, 

N = 500 (96-90 + 15 w). 

Table No. 4. 



No. of 

Ezperi- 

meot. 


15 w. 


(96-90 + 15 m?). 


JV. 


N 
96-9* 


Breaking 
Loads. 


Effective 
Co-efficient 
of Security. 


1 


(Inches).* 
16-4 


(Inches.)* 
113-3 


Lbs. 
56,400 


Lbs. per 
inch.* 

582 


Lbs. per 
inch.* 

2,390 


4-1 


2 


16-4 


113-3 


56,400 


582 


2,520 


4-3 


3 


16-4 


113-3 


56,400 


582 


2,915 


5-0 


4 


29-3 


126-2 


62,800 


648 


2,420 


3-5 


5 


65-7 


162-6 


81,000 


834 


2,700 


3-2 



It is seen that the effective coefficient of security is a very variable quantity. 
It varies between 5 and 3*2, which indicates that the hypothesis of f7i := 15 
might lead to serious miscalculations. 

Now in terms of Article 4 of the instructions, allowing a stress of 710 lbs. 
per square inch instead of 500 lbs. per square inch, as in the above calculations, 
and in virtue of Article 5 we increase this stress according to the coefficient of 
increase 



1 + w* P 



which leads to 



B, = 710 (l + m' ^). 



The safe working loads JV for the various columns are given by the formula 

J^= B, (96-9 + m .w). 
The values of m' and m indicated in the circular are adopted and are given 
in Table No. 5. 

Table No. 6. 



1. 


2. 
m. 


8. 


4. 


5. 


6. 
m'. 


7. 


8. 


9. 


10. 


11. 


N09. 


m w. 


96-90 + mttT. 


Spacing of 
Transverse 
Reinforce- 
ments. 


v 

V 


710 (l + TO' jt). 


N. 


N 
969 


Effective 
Goefllcient 

of 
Security. 


1 


10 


(Inchea.)a 
1101 


(Inches.)^ 
107-91 


(Inches). 
9-84 


8 


000401 


734 


Lbs. 
79,200 


Lb§. per 
Inch.a 

818 


2-9 


2 


12 


1318 


110-08 


4-92 


12 


0-00802 


779 


86,800 


886 


2*8 


3 


16 


1643 


113-33 


2-46 


16 


0-01604 


882 


121,800 


1,268 


2-8 


4 


9 


17-62 


114-42 


9-84 


8 


0-00401 


734 


106,900 


1,094 


2-8 


5 


8 


35 03 


131-93 


9-84 


8 


000400 


734 


96,850 


1,000 


2-7 



The figures in column 11 display a remarkable constancy and admit of 
confidence in the values of "m" and **m'" set forth in the Instructions, and 
also justify the use of the high-working stress. 



CHAPTER IV 
Short Description, with K^sum^ of thb RssuiiTS, of the Exferimbnts carried 

OUT AT THE LABORATORY OF THB NATIONAL SCHOOL OF BRIDGES AND ROADS 
UNDER THB PROGRAMME OF THB SECOND SUB-COMMITTEB. 

1. Measurement of Contraction dnring Setting. 

To measiire the contraction during the setting of cement concrete, four 
prisms, each 3*28 feet long and of approximately 6 -inch side, were moulded 
vertically, two reinforced and two without reinforcement. One of the non-rein- 
forced prisms was kept in the Court of the Laboratory covered with sacks and 
watered from time to time, the others were kept dry on supports in a closed shed. 

The results are discussed in Chapter V., p. 70. 

2. Measnrement of Elasticity of Concrete without Beinforcement. 

Two prisms of concrete, containing 6 cwts. Portland cement, 28*7 cubic feet 
of gravel and 14*4 cubic feet of sand mixed to a plastic consistency, each 3*28 feet 
long and of square section of 1*64 feet side, were subjected to compression in a 
hydraulic press after setting for about 10^ months. 

Table No. 6 gives the results obtained. 

Table No. 6. 





Modulus of Elasticity. 


Compressive Stress. 


Load Applied Normal to Planes 
of Ramming. 


Load Applied Parallel to Planes 
of Ramming. 


Lbs. per square inch. 

From 64 to 580 
From 64 to 970 
From 64 to 1,360 . 


Lbs. per 
square inch. 

4-20 X 10« 

4-01 X 10« 

3-87 X 10« 


Tons per 

square inch. 

1,875 

1,790 

1,728 


Lbs. per 
square inch. 

3-83 X 10« 

3-77 X 10« 

3-60 X 10« 


Tons per 
square inch. 

1,710 

1,683 

1,608 



3. Determination of the Besistance to Crushing of Cement Concrete 

prepared in DUfferent Degrees of Plasticity. 

Three prisms each 7*87 inches square and 19*68 inches long were cast verti- 
cally in moulds, the concrete consisting of 12 cwts. of Portland cement to 28*7 
cubic feet of gravel and 14*4 cubic feet of sand. 
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Prism No. 1. — The concrete was mixed with 11*6 per cent, of water by weight 
of dry mixture and was sufficiently wet to pour into the mould, which was 
completely filled in that way. 

1 Prism No. 2. — The mould was filled for three-quarters of its height with 
material similar to that in Prism No. I ; the remainder of the mould was filled with 
successive layers of dry mixture strongly rammed. * 

Prima No. 3. — The mould was filled with ordinary plastic concrete rammed. 

The tests in each case were made fifty-four days after moulding. 

Tablk No. 7. 



Prism No. 1 
Prism No. 2 
Prism No. 3 



Gross 

Sectional 

Area of 

Prisms in 

square inches. 



63-24 
63-23 
62-46 



Weight in Lbs. per cubic foot of Ck>ncTet6 

of Prisms. 



After 7 days. 
140-8 
143-2 
141-6 



After 26 days. 
138-4 
142-2 
140-0 



After 54 days. 
137-7 
141-8 
139-5 



Resistance 

to Rupture 

by OrushiDg. 



Lbs. per 
square inch. 

2,092 
> 2,510 2 

2,440 



4. Influence of the Percentage of Seinforcement on the Stresses 

developed during Setting.' 

Nine pairs of cylinders were manufactured, each 19-7 inches long and 3*9 
inches in diameter, each pair containing a similar reinforcing rod, the area of which 
varied throughout the series from a percentage of 0-23 to 9*0. One cylinder 
of each pair consisted of 6 cwts. of Portland cement, 28-7 cubic feet of gravel 
and 14*4 cubic feet of sand, the other of 10 cwts. of Portland cement to the same 
quantities of sand and gravel. The cylinders of the former mixture were kept 
in air, those of the latter in water. 

No very definite results were obtained ; but at the end of seven months it 
was found that the shortening of the reinforcements of the test cylinders kept 
in air was 0*018 per cent, when the percentage reinforcement was 0-23, 
and 0-010 per cent, when the percentage reinforcement was 9. The 
corresponding percentage elongations of the reinforcements of the cylinders kept 
in water were 0*010 per cent, and 0*009 per cent, when the percentage rein- 
forcements were 0*23 and 9*0 respectively. 

The shortenings and elongations were measured on a length of 1*64 feet. 



6. Tension Tests.^ 

Four prisms of square section 3-94-inch sides and 78*8 inches long, rein- 
forced with four round rods, each 0*24 inch diameter, giving a percentage reinforce- 
ment of 1*13, were made of concrete consisting of 6 cwts. of Portland cement, 
28*7 cubic feet of gravel and 14*4 cubic feet of sand, and gauged with 8*8 percent, 
of water by weight of dry mixture. 

^ See note on p. 74. 

> This stress only produced fissures without leading to total rupture. 

• For notes on these tests by M. Considbre, see pp. 105, 106. 

* For notes on these tests by M. Considbre, see Chapter VII., 1. 
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/^me oT fracture 
' of Concrete 



Prism No, 1 was tested by a gradually increasing load until cracking was 
observed. Under a load of 550 lbs. per square inch, when the elongation 
reached 0*135 per cent, of the original length (measured on one metre), fissures 
were observed. 

Prism No, 2 was tested by repeatedly removing the load and 
reapplying it. Twenty-five repetitions were made. The last load applied was 
293 lbs. per square inch, which produced an elongation of 0*061 per cent of 
the original length without producing any visible cracks. The permanent 
deformation under this load was 0*0265 per cent, of the original length. 

The reinforcing rods were carefully cut out and the concrete of the prism 
subjected to bending tests. The breaking load in the first of these bending 
tests corresponded to a tension of 133 lbs. per square inch, and in the second 
to a tension of 126 lbs. per square inch. 

Prism No, 3. — This prism was tested similarly to No. 2. After the tenth 
loading the permanent deformation found on unloading was observed not to 

increase, and after the twentieth 
loading the load was allowed to 
remain on for fifteen hours. No 
appreciable increase in the exten- 
sion took place. The load applied 
in each case was 255 lbs. per square 
inch, and the extension due to the 
twenty-fifth application was 0*0165 
per cent, of the original length. 
The total extension from the com- 
mencement of the experiment was 
0*0435 per cent of the original 
length without any appearance of 
fissures. 

Prism No, 4. — This prism was 
tested as was Prism No. 1 by a 
gradually inoreasing load. When 
the load had reached 540 lbs. per 
square inch and the elongation 
0*13 per cent, of the original 
length, fissures appeared uniformly 
over the whole length of the 
prism at intervals of from 3 to 
6 inches. 

From a portion of the concrete of Prism No. 1 which had been loaded to 
550 lbs. per square inch, the coefficient of elasticity of concrete in compression 
was determined and the following values were obtained: — 
For stresses between 

70 and 700 lbs. per square inch, 2*105 X 10^ lbs. per inch* or 940 tons per inch.* 

700 and 1,140 lbs. per square inch, 2*180 X 10® lbs. per inch* or 973 tons per inch.* 

70 and 1,140 lbs. per square inch, 2*130 X 10® lbs. per inch* or 951 tons per inch.* 

The steel wire used in the manufacture of the prisms had an apparent limit 
of elasticity of 19*8 tons per square inch, a breaking strength of 27 tons per 
square inch, with an elongation of 20*5 per cent, on 7*87 inches, and a 
modulus of elasticity of 13,000 tons per square inch. 
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ArtifidAl Shear Plane 




Fig. 7. 
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6. Shearinf^ Testg, 

Six rectangular prisms, each 11*8 inches X 11*8 inches X 23*6 inches long, were 
made in three series, each consisting of concrete containing 6 cwts. of Portland 
cement, 28*7 cubic feet of gravel and 14*4 cubic feet of sand. 

The prisms were moulded in wooden boxes in two halves, with the reinforce- 
ments vertical. As soon as the first half of each prism was set it was turned in the 
mould and the other half formed, a sheet of oiled paper being placed between the 
halves to secure a division plane. 

Fig. 7 shows the prism with division plane and the method of applying the 
shear, and Table No. 8 gives a rimmd of the results obtained. 

The planes along which fissuring took place are indicated bj dotted lines on the 
diagram. 

\$t series of prisms were reinforced with six sheet-iron straps 1*575 inches 
X 0*084 inch, giving a percentage reinforcement of the cross section of 0*57. 

2nd series of prisms were reinforced with two round rods each 0*716 inch 
diameter, giving a percentage reinforcement of 0*58. 

3rd series of prisms were reinforced with six rods of 0*394 inch diameter, 
giving a percentage reinforcement of 0*52. 

Table No. 8. 



Shearing Effort Applied to 
the Division Plane. 



Total Stress. 



Lbs. 



Unital Stress 
per square 

inch of 

Beinforce- 

ment. 

Tons. 



Mean Relative 

Displacement 

of the two 

halves. 




Remarks. 



Series I. — \st Prism, 
29,730 I 16*57 | 0*50 | Maximum load attained. 



7,750 

18,640 
25,600 
28,600 



4*32 

10*41 
14*29 
14*94 



0*50 



2nd Prism, 

Stress beyond which a movement imper- 
ceptible to the eye was indicated. 
Relative displacement became visible. 
Sudden displacement. 
Maximum load. Concrete fissured. 



Series II. — \st Pi-isn^, 



809 


0*45 


0*0005 




6,590 


3*68 


00044 




13,550 


7*56 


0*0163 




14,690 


8*13 


0*0263 




20,700 


11*53 


0*70 


Prism fissured. 
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Tablb No. 8 — (continued). 



Shearing Effort Applied to 
the Division Plane. 



Total Stress. 



Lbs. 



Unital Stress 
per square 

inch of 
Reinforce- 
ment. 
Tons. 



Biean Relative 

Displacement 

of the two 

halves. 




Remarks. 



6,590 

18,850 
23,280 



3-68 

10-42 
12-89 



Series II. — 2nd Prism. 

Stress beyond which a movement imper- 
ceptible to the eye was indicated* 
Visible displacement took place. 
0-36 Concrete fissured. 



13,550 
25,300 



17,020 
24,870 



8-27 
15-50 



10-43 
15-27 



Series III. — Ist Prism, 



0-33 



0-43 



Relative displacement became visible. 
Concrete fissured. 



2nd Prism. 



Relative displacement became visible. 
Concrete fissured. 



The steel reinforcing the prisms used in the shearing tests had the properties 
indicated by the following figures : — 



Table No. 9. 



Sheet steel, 1*57 inches 
X 0-084 inch. 



Round rod, 0*394 inch 
diameter. 



Round rod, 0*717 inch 
diameter. 



Practical 
Elastic Limit. 



Tons per inch.' 
20*7 



18-8 




Breaking Load 

on Original 

Section. 


Elongation 

per cent, on 

8 inches. 


Modulus of 
Elasticity. 


Tons per inch.' 
27*5 


21-5 


Tons per inch.* 
13,000 


i 26-5 


25*7 


15,500 


240 


33 


14,800 
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7. Torsion Tests. 

Two cylinders, eaoh 39*37 inches long and 4*21 inches diameter, were reinforced 
longitudinally by four steel wires placed symmetrically in the section about 0*47 inch 
from the sui^ace. The concrete was of the same proportions as that described on 
p. 25. The moulds were placed vertically and filled in three parts, one 
immediately after the other. 

As soon as the cylinders were removed from the moulds, square heads for the 
purpose of applying the torsion were moulded on each extremity. 

In the application of the test the cylinders were kept horizontal and the torsion 
applied by means of a lever. The variations in length of the cylinders during the 
test were measured on one of the reinforcing rods, the ends of which projected 
beyond the concrete. 

The results obtained were the following : — 







Tabijb No. 10. 




Total Elongations 




Moment of 


per cent, of 




Torsion. 


Original liOngth. 
Measured on 


Remarks. 


Foot-lbs. 


39-37 inches. 




1 


. Cylinder with Beinforcements 0*213 inch diameter. 


36 


00 




108 


0002 




253 


0010 




290 


0013 


Rupture took place when torsion was increased 
beyond this value. 


4 


2. Cylinder toith Reinforcements 0300 inch diameter. 


36 


00 


— 


108 


0001 


— 


253 


0005 




325 


0010 


A crack appeared at this load. 


360 


0016 


Rupture took place immediately after this torque 






was applied. 



The direction of the principal fissures with the generator of the cylinder was 6P 
for the first cylinder and 45° for the second. 

8. Besistance to Slipping of Beinforcements. 

1. Four test pieces, consisting of mild steel cylinders 4*18 inches diameter, 
rough from the rolls, were enveloped for a length 7*87 inches in a square block of 
concrete of 1 2*20-inch side, otherwise not reinforced. The composition of the concrete 
was 6 cwts. Portland cement 28*7 cubic feet gravel, 14*4 cubic feet sand, and it was 
filled into the motdd by ramming. 

In the case of two of the test pieces tension was applied to the steel cylinder 
and in the other two a thrust was applied. 
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The age of the concrete at the time of the test was seventy-two days, and failure 
took place by the splitting of the concrete block, in the case of the first test piece, 
when a load was applied corresponding to a stress of 97 lbs, per square inch of area of 
contact of the metal and concrete. In the case of the second, failure took place at 
190 lbs. per square inch, and in the case of the third and fourth test pieces to which 
a thrust was applied at stresses of 215 lbs. per square inch and 235 lbs. per 
square inch respectively. The low stress obtained in the first case is accounted for 
by a defect in the testing apparatus. 

2. Four test pieces similar in all respects to the above, but having the concrete 
surrounding the steel cylinder reinforced with two rings of sheet steel 1*18 inches X 

0*23 inch, and with three longitudinal 
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wires 0*98 inch diameter, were similarly 
tested. After six months' setting slip- 
ping took place when stresses of 347 
and 360 lbs. per square inch of area of 
contact between the concrete and the 
steel had been applied by tension and 
when stresses of 356 and 464 lbs. per 
square inch had been applied by 
thrust. In each case no cracking of the 
enveloping cylinder of concrete occurred 
when the first slipping of the cylinder 
through its concrete envelope took place, 
which slipping amounted to about 
0'08 inch. The cylinder was able after 
this initial slipping had occurred to resist a stress tending to cause further 
slipping amounting on the average over the four specimens to 303 lbs. per 
square inch. 

3. Test pieces representing parts of beams and formed as indicated in Fig. 8 
were prepared. They were divided into three series according to the proportions 
of cement employed in the concrete : — 

Series I, 3 cwts. cement, 28*7 cubic feet gravel, and 14*4 cubic feet sand. 
Series IL 6 „ „ 28*7 „ „ 14*4 

Series III, 10 „ „ 28*7 „ „ 14*4 

They were tested by tension applied to the projecting end of the reinforcement. 

The test pieces were non-reinforced as at "a," reinforced with ordinary 
(Hennebique) stirrups as at *' 6 " or reinforced with open stirrups as at " c." 

The results obtained are given in Table No. 11, p. 29. 

In the case of the test pieces without stirrups a crack occurred in each case 
along the middle of the lower face following the reinforcing bar at the moment of 
slipping. In none of the others were fissures observed. 

4. Additional Tests on the Slipping of Reinforcements in Concrete made taith 
French Quick-setting Cements. — Six test pieces were made of the form and 
dimensions shown in Fig. 8, of type " a" without transverse reinforcements of any 
kind. The concrete in each case was of the proportions of Series II. 

With a cement setting of which commenced in nine minutes and was complete 
in thirteen minutes, the average resistance to slipping per square inch of the surface 
of contact of reinforcement and concrete was 60 lbs. per square inch after twenty- 
four hours, and 232 lbs. per square inch after twenty-eight days. 

With a cement which commenced setting in air in one hour and was set in two 
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hours, the resistance was 31 lbs. per square inch after twenty-four hours and 91 lbs. 
per square inch after twenty-eight days. 

5. Tests were made of the resistance to slipping of the wires in an old 
reinforced concrete sleeper. The diameter of the wires was 0*197 inch. 



Table No. 11. 



Stress which 
produced the 

Fii^st Slipping 
of the 

Beinforcement. 



Lbs. per 
square inch. 



Maximum 

Stress under 

which Slipping 

ceases after 

the First 

Slipping. 



Lbs. per 
square inch. 



Average Stress 
under which 
the Reinforce- 
ment leaves 
its Bed, when 
the Displace- 
ment reaches 
0*2 inch. 



(a) Without stirrups . 

b) With ordinary stirrups 

c) With open stirrups 



|: 



(a) Without stirrups . 



(6) With ordinary stirrups . 



(c) With open stirrups 



(a) Without stirrups . 

(b) With ordinary stirrups 

(c) With open stirrups 



Sbribs I. 

317 
267 
304 

Sbribs II. 



102 
236 
182 



Sbribs III. 

433 I 146 

579 483 

464 375 



Tibs, per 
square inch. 



60 
182 
142 



Age of Test 
Piece. 



400 


155 


115 


422 


161 


141 


230 


158 


119 


102 


91 


115 


283 


232 


202 


411 


311 


284 


300 


245 


200 


404 


300 


272 


284 


245 


245 


240 


215 


182 


305 


262 


226 


472 


353 


312 


556 


357 


313 


365 


298 


259 


424 


383 


302 



148 
417 
326 



Months. 



3 
3 
3 



3 
3 
3 
6 
6 



3 
3 
3 
6 

6 



3 
3 
3 
6 
6 



3 
3 
3 



Longitudinally the wires were not straight, but presented considerable undula- 
tions. Slipping of the reinforcement took place generally about 1,150 lbs. per 
square inch of the surface of contact, although in one case slipping took place at 
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820 lbs. per square inch. In three cases the wire broke outside the concrete 
before slipping had taken place when the stress had reached 1,050, 1,310 and 590 lbs. 
per square inch respectively of the surface of contact between the wire and the 
concrete. 

9. Bending of Beams. 

Twenty-three specially manufactured beams were tested, and a rdmmd of the 
results obtained is given in Table No. 12, pp. 32-38. 

Fig. 9 shows in outline the method of applying the test loads to the beams 
^ to 6^ inclusive. By this arrangement there is obtained a uniform bending 
moment between the points of application of the load, and a uniform shear between 
the latter and the points of support of the beam. 

The sand and gravel used were carefully measured by weight, allowance being 
made for moisture in the sand and for sand and moisture in the gravel. When 
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Fig. 9. 



beam A was prepared the sand contained 4 per cent, of its weight of water and the 
gravel 2*7 per cent. The results of this method, however, were sensibly the same 
as those obtained by the volumetric methods used in practice. 

The granulometric composition of the materials used was as follows : — 

Sand» 

Weight per cubic foot = 99*7 lbs. 

Granulometric composition, weights per cent. 

0*197 inches diameter to 0*079 inches diameter . . 25*6 

0-079 „ „ 0-0197 „ „ . . 48-6 

0-0197 „ „ 0-0 „ „ . . 25-8 



Gravel, 
Weight per cubic foot = 93*4 lbs. 
Granulometric composition, weights per cent. 
0*984 inches diameter to 0*787 inches diameter . 
0*787 „ „ 0-394 

0*394 „ „ 0-197 
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100 

For the tests of beams JtoU inclusive an alteration in the spacing of the points 
of support and of application of the loads was made, giving the ends of the beam a 
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greater overhang. The effect of the projection of reinforcements beyond the points 
of support can thus be studied. The arrangement is outlined in Fig. 10. 

In beam //, the whole load was applied as a concentrated load midway between 
the points of support, whilst in beams /, T and IT the points of application of the 
load, were 3*28 feet apart. 

Manet-Rabut apparatuses for measuring strains were fixed to the beams in the 
positions indicated in Figs. 9 and 10 by rods built into the concrete. The strains 
in the reinforcements were measured by similar apparatuses fixed directly to the 
latter, which were exposed for a short length by careful chiselling. 

The relative slipping of the concrete and the reinforcement was obtained in 
either of three ways : — 

1. By the use of an apparatus fixed to the concrete at the end of the beam, 
operated by a rod from the end of the reinforcement, bared for the purpose. 

2. By means of an apparatus fixed to the concrete, and measuring the relative 
movement of the reinforcement in a vertical plane normal to the beam li inches 
distant. 

3. By means of a microscope fixed to the concrete, and reading on a reference 
mark on the reinforcement in the plane of the microscope. 

The deflections were measured by means of a Rabut recording apparatus 



I3't2' 




fixed to each face of the beam midway between the tie rods, whilst the extension 
of the latter and the deflections of the loading system were also recorded, so that 
the actual values of the deflections of the beam were obtained. 

All the beams had a length over-all of 13*12 feet, with the exception of beams TJ 
and r, which had an over-all length of 9*84 feet. 

The ends of the longitudinal reinforcements of beams A, B, C, 2), F Bud G 
were fish-tailed according to the Hennebique practice, whilst in beam E they pro- 
jected 2 inches at each end for measurement purposes. In beams HU) T inclusive, 
with the exception of /, the longitudinal reinforcements were cut to a uniform 
length, 1^ inches shorter than the beam, and left simply with square-cut ends, whilst 
in beams /, Uy V and W each end of the longitudinal reinforcements was returned 
square upwards for a length of 2| inches. 

Beams A to G inclusive had measuring apparatuses attached to the vertical 
faces of the beams near the upper and lower faces and also at the neutral axis for 
the purpose of verifying Navier's hypothesis, viz. — that plane sections remain plane 
during bending. The result obtained in the case of beam 2) is graphically repre- 
sented in Fig. 1 1, p. 39. 

Beams H to M inclusive give a comparison between flat and round stirrups of 
equal sectional area. 

Beams M, iT, allow of the study of the effect of the splitting up to the trans- 
verse reinforcement into a greater or less number of stirrups. 
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face at point of application of 
load. 
Beam failed by flexion. 

Vertical crack on tension face near 
middle at anan. 

and crushing of 


Vertical crack near middle of span 

on tension face. 
Beam perished bj crashing and 
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the end of 178 days i[ wa* 

subjected to a total load ot 
4-06 tons or a bending moment 
of 4-6 toot-tons without tigns 
of cracking. Slabs Bswn from 
the tension side of the beam 
and subjected to bending gave 
an average resistance to tension, 
calculated by the formnla S = 
1^^ ot 436 lbs. per in.' The 
resistance to tension ot a slab 
cut from the compression side 
ot the beam was 613 lbs. per 
square inch. 


At the end ot 188 days it was 
snbjeoted to a total load ot 
6-42 tons or a bendine moment 
of 6-67 f 
failure a 

cracking of concrete took place. 
Slabs sawn from the tension and 

gave resislances to tension, 
calculated as above from bending 
ei|>enments, of 315 and 411 lbs. 
per square inch reBpectively. 
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by two tbin copper plates left in the mould. 

2. Beam A'.— After ten days' setting a uniformly dUtributed load ot 1-B3 tons 
1-8 feet, which was increase<l to 2-66 tons after twenty days' setting and allowed 

3. Beam £ was tested with the tour rods in tension till failure by flexion prs 
was then turned upside down and again tested. 
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The influence of the percentage of vertical reinforcement may be studied in 
beams Jf, P and Q, 

The comparison of vertical stirrups with reinforcements inclined at 45 degrees 
may be made in beams Q, R^ S and T. 
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The utility of returning the reinforcements at the extremities was studied in 
beams /, U, V and W. 

Beams V and W were also intended to show the condition of the concrete in a 
reinforced concrete beam after it had been stressed. 

Table No. 13 gives an indication of the quality of the cement used in the various 
beams. In every case a good result was obtained in the soundness tests. 
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Tablb No, 13. 





Time of Selttng 


n Hamid Air. 


Avenf^ Tensile Strength ol 

Neftt Cement (Iba. per 

Mjuare inch). 
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28d>ja. 


84 days. 


Beams J— e . 


20 minutes 
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370 
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Beanla E—V 


3houn 


51 hours 


549 


653 


646 


Beams Fand W . 


1} houni 


6J hours 


469 
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654 
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The steel used was mild steel, having a practical limit of elasticity varying with 
the diameter of the rod of from 15 to 20 tons per square inch, a breaking strength 



TESTS OF BEAMS 41 

of from 23 to 28 tona per square inch, and an elongation of from 17 percent, to 34 
per cent, on a length of 7 '87 inches. 

In addition to the information given in Table No. 12, the actual stnuns on tho 
tension and compression faces and at the neutral line were measured and also the 
Tariations in lengt:h due to the setting of the concrete in many of the beams. 
These are fully recorded in Chapter IV. of the French edition of the Report. 

In the case of beam M, the extension and shortening of the concrete on the 
teouon and compression faces respectively at the level of the reinforcements 






measured on a length of 328 feet, where the bending moment was uniform, bother 
with the observed deflections at the middle of the span, are given in Fig. 12. 

In the case of beam Q, the deflection at mid span, the elongation of the tension 
reinforcements measured on a length of 19*68 inches, and the elongation on a line 
inclined at 4Ci° to the length of the beam are graphically represented in Fig, 13. 

The elongations on a line inclined at 45° were measured on a length of 19-68 
inches and are stated as percentage alterations of original length, and are plotted in 
the curve in Fig. 13 marked " Tensile Strain (%) of Concrete on Line inclined 46°." ^ 

■ In the French edition this curve was marked simpl; "Shear Btrain." Monsieur Mcanager 
has pointed out l« me that this la an error and that the actual shear atmins are double the values 
given b; the carve. Tbat is clearly so, since in an elastic materiikl subject to a pure shear the 
sbear strains are each verj approximate! j double the tensile atiaius measared on a line at Vi" to 
the directions of the shears. Consequently the shear strain, measured in ladians, has valnes 
represented by the figures given divided by 60.— N.M. 
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10. Bending of Flat Slabs. 

Thirteen slabs, each 3*94 inches deep and 19-68 inches wide, reinforced with 
four rods at 4'72-inch centres and placed in the slab with 0*79 inches clear between 
the rods and the lower face of the slab, were tested to destruction in order to 
compare the resistances obtained under the various conditions described in Table 
No. 14, in which a r^surn^ of the results is also given. 



PlitForm Receiving th$ Loid. 




Fig. 14. 

The sand used weighed 99 lbs. per cubic foot, of which 
27*4 per cent was from 0*197 inches diameter to 0*079 inches diameter, 
59-6 „ „ 0-079 „ „ 0-0197 

13-0 „ „ 00197 „ „ 0-0 
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and contained 6*2 per cent, by weight of moisture. 

The gravel used weighed 89-1 lbs. per cubic foot, and 

10*4 per cent, was from 0-984 inches to 0*787 inches diameter. 
75-6 „ „ 0-787 „ 0-394 

14-0 „ „ 0-394 „ 0-197 
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The gravel contained 6-8 per cent, of its weight of sand and 3*8 per cent, of 
its weight of water. 

The cement used was of medium setting time, setting in 4 J hours, and giving 
a resistence to tension of 480 lbs. per square inch after seven days and 580 lbs. 
per square inch after twenty-eight days. Slab No. 14 was made of a variety of lime 
setting in eighteen hours and giving a resistance to tension of 140 lbs. per square 
inch after seven days, 207 lbs. per square inch after fourteen days, and 304 lbs, 
per square inch after eighty-four days. 
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46 REINFORCED CONCRETE 

The reinforcements of 0"1 9 7 inches diameter were of iron having a limit of 
elasticity of 1 7 tons per square inch, a breaking strength of 25 tons per square 
inch, and an elongation of 14 per cent, on 7*87 inches. 

The reinforcements of 0*394 inches and 0*591 inches diameter were of mild 
steel having a limit of elasticity of 17 tons per square inch, a breaking strength 
of 25^ tons per square inch and an elongation of 26 per cent., with a modulus of 
elasticity of 14,200 tons per square inch. 

The slabs were left in the open air from the date of manufacture till the date 
of the test ; and the loads were applied as indicated in Fig. 1 4. 

The load in the caise of slab No. 1 1 was applied in twenty minutes ; in the 
other cases the time varied from fifty-five minutes to 2J hours. 

From zero load up to the first load given in the table, the deflection in each 
case follows a straight-line law, and is directly proportional to the load applied. 
For loads beyond the first load given, the deflection continues generally to obey a 
straight-line law, but the rate of increase of the deflection is much greater than up 
to that load. The results from all the slabs are very similar, and Fig. 15 gives 
the deflection diagram for slab No. 5, which is typical of the others. 



11. Experiments on Ribbed Slabs. 

Two floors were constructed each of span about 9 feet 6 inches, one 4 feet 
wide, the other 6 feet 6 inches, and each stiffened by one central rib. The 
floors were 2*36 inches deep and the ribs had 7*50 inches of additional depth, and 
were 6 inches wide. 

In the case of the floor 6 feet 6 inches wide the rib had tension reinforcement 
only consisting of four rods, placed two vertically above two, each of 0*87 inch 
diameter with 0*5 inch clear between the rods and 0*8 inch clear between the 
rod and the lower face of beam, and having sheet-iron stirrups of 1*575 inches 
X 0*085 inch at about 4^ inches centres extending nearly to the upper surface of 
the floor. The floor was reinforced in the middle of its depth by rods of 0*394 inch 
diameter spaced at about 4^ inches centres ; the ribs, very slightly increased in 
depth, were returned along the ends of the slabs to form a continuous support for 
the floor. The test load was applied along a width of 9 inches centrally over the 
rib, and was uniformly distributed in the direction of the length except for two 
short gaps at the centre, where strain-recording instruments were placed. A 
maximum load of 20*2 tons was placed on the slab a little less than six months 
after manufacture. At this load a noticeable crack extended across the tension 
side of slab and rib. Measurements of the deflection were not made, but the 
actual strains in the structure were carefully measured. These are fully recorded 
in the French edition, p. 240. 

In the case of the floor 4 feet wide, the rib had tension reinforcement consisting 
of four rods, each 0*787 inch diameter, placed two vertically above two, spaced 
and with sheet stirrups as in the other floor. The method of reinforcing and sup- 
porting the floor during the test was exactly as in the floor previously described, 
but the load in this case was imiformly spread over the whole floor. A total load 
of 15*26 tons was applied, corresponding to a load of 7*87 cwts. per square foot of 
total surface, and remained in position for twenty-three hours. After eighteen 
hours' application of the load no further straining was observed and no cracks 
of any kind were observed, and on removing the load the strains almost entirely 
disappeared. 
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The measured strains are given in the French edition, p. 238, and a diagram 
graphically representing these strains is reproduced in Fig. 16. 
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The materials employed were similar in character to those used in the manu- 
facture of the experimental beams. 
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12. TmU of Coloams and Prifliu in CompreMion. 

1. 9 Columms, each \6'ifeet long. 

1. Nine columoB, each 164 feet loog, seven 15-75 inches equ&re and two 9-84 

inches square, were tested to destruction. Fig. 16a indicates the typical cross 

section of the columns, particulars of which are given in Table No. 16 (pp. GO — 51) 

and Table No. 17 (p. 49) together with a. rintm^ of the results obtained. 

Each column was reinforced with four round bars placed one at each comer, so 
as to leave about 0-9 inch clear between each face of tho column 
and the surface of the reinforcement. The reinforcing rode were 
united b; sheet interties O'llS inch thick, placed 19-68 inches 
apart in the column and 9-84 inches from either end. 

The columns were manufactured under conditions pertaining 
in practice. Moulding was effected on the flat. 

The concrete used consisted of 6 cwta. of Portland cement 
Fig. 16a. to 14'35 cubic feet of siliceous Seine sand passing through holes 

0-197 inch iu diameter, and 28'7 cubic feet of siliceous Seine 
gravel passing through holes 0-984 inch in diameter and retained on holes 0-197 inch 
in diameter. These materials were miied with water, 8-2 per cent, of the weight of 
the mixture of dry materials. The quantities used were obtained by weighing, taking 
account of the humidity of the sand, about 5 per cent by weight, and of the gravel, 
about 3'5 per cent, by weight as well as the quantity of sand contained in the 
graTel, 9 per cent, by weight of the latter. The granulometric composition of the 
saud and gravel was very similar to that of the materials described on p. 30. 

The cement used commenced setting in air in four hours and setting was com- 
pleted in 6| hours, and it stood the soundness tests satisfactorily. The average 
resistance to tension of briquettes of neat cement was 528 lbs. per square inch aftfir 
seven days and 576 lbs. per square inch after twenty-eight days. 
The quality of the reinforcement is indicated in Table No. 15. 

Tablb No. 15, 
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2. 12 pr%9m8 7-87" X 787" X 3-28 feet long. 

These prisms were constructed of 6 cwts. Portland cement, 14"35 cubic feet Seine 
sand passing through 0*197 inch diameter holes, and 28*7 cubic feet Seine gravel 
passing through 0*984 inch diameter holes. In six of the prisms the concrete was 
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mixed with water amounting to 1 1 '2 per cent, of the weight of the dry materials, and 
was consequently of soft consistency and was simply poured into the motdds. In 
the other six prisms 8*2 per cent, of water was used and the concrete rammed. 

Four prisms were made without reinforcement ; in two of these the concrete 
was simply poured, and in the other two rammed. 



TESTS OF PRISMS 58 

Four prisma were reinforced longitadinally, each by four rods 0'709 inch 
diameter, placed at 0'787 inch from each face and united by three sheet interties 
1-575 inches X O-llS inch thick, the extreme ties being placed about 6j inches 
from the ends. The longitudinal reinforcement amounted to 2"&4 per cent, of the 
total ar^a, and the intertiee, reduced to an equivalent rod of the same volume, 
0-65 per cent., or together to a total of 3-19 per cent. 

Four prisma were spiralled with a wire 0'236 inch diameter at 079 inch 
pitch, of a mean diameter of 7'24 inches. In addition there were sii longitudinal 
rods, each 0'354 inch diameter, placed inside the spiralling. An equivalent rod 
of the same volume as the spiralling would have an area 3'04 per cent, of the total 
area of the prism, and adding 0*95 per cent, as the percentage of the longitudinal 
reinforcement, the total reinforcement is 2'99 per cent., roughly the same as for 
the longitudinal bars. The spiralling was applied in sections comprising seven to 



nine helices, the sections being simply superposed after having reduced the last spiral 
at each end to half pitch. 

The reinforcement was of mild steel of ordinary quality. The rods of 
0*354 inch diameter had an apparent limit of elasticity of 18 tons per inch^, 
an ultimate strength of 26 tons per square inch, and a total elongation of 26 per 
cent, on 787 inches. 

In each case the prisms were removed from the moulds forty-eight hours after 
manufacture, and kept moist by watering for three days. One of each type was 
then kept dry in the air, the other of that type was kept tmder a bed of sand 
frequently watered. A r^mm/ oS the results is given in Table No. 18, pp. 54 — 56, 

In Fig. 17 the results of the tests of the prisms with the three types of rein- 
forcement are exhibited graphically. The three prisms in this group were made 
from the same wet mixture, and similarly treated after moulding, viz., kept in a 
dry atmosphere till the date of the testa. 

In Fig. 18 the results obtained are exhibited, when the prisms from a similar 
wet mixture are kept moist after moulding. 

Figs, 19 and 20 represent graphically the corresponding results when a dry 
mixture is used and carefully rammed, and the prisms kept in the dry and kept 
moist respectively. 
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3. 24 colvmTis from Q'b6 feet long to 13*12 feet long. 

The columns manufactured had a section either square of 7-16 inches side or 
octagonal with the diameter of the inscribed circle 7*87 inches, as shown in 
Fig. 21 (p. 53). 

The series of square columns comprised columns not reinforced, and columns 
reinforced longitudinally as shown on the cross section. The interties were placed 
at 1 3 inches centres and 6^ inches from the ends. 

The series of octagonal columns included only columns spiralled with a metallic 
spiral rolled at varying pitches to an exterior diameter of 7 '48 inches. 

In each case the longitudinal reinforcements were about a quarter of an inch 
shorter than the columns, and they were not flush at either extremity. 

All the columns were cast vertically and were manufactured by workmen under 
the conditions met with in actual works. 

The columns were made in two series : (a) containing 7 cwts. Portland cement, 
14'3 cubic feet Seine sand passing through a sieve with holes 0'197 inch 
diameter, and 28*7 cubic feet of Seine gravel passing through a hole of '9 8 4 inch 
diameter ; and {b) containing 10 cwts. Portland cement to those quantities of sand 
and gravel. ' 

The water employed in gauging was 8 '3 per cent, of the weight of the dry 
mixture in the former case, and 9 per cent, in the latter. The resulting concrete 
was plastic ; that is to say, that after being well worked up it moistened on striking 
with the flat of a spade. During the first fortnight of hardening the columns 
were watered slightly every two or three days. 

The columns were weighed in order to determine the approximate density of 
the concrete, and the weights per cubic foot are given in Table No. 19, and for 
purposes of comparison the weights per cubic foot of the prisms of Series 2 (p. 52) 
are added. 

Table No. 19. 





cwts. Portland Cement. | 


7 ewt«. 
Portland Cement. 


10 c^'ts. 
Portland Cement. 


^^_^ 


Kept in Air. 


1 
Kept Moist. 






Rammed and 
Kept in Air. 






1 
Poured, i Rammed. Poured. 

i 


Rammed. 


Rammed and 
Kept in Air. 


Non-reinforced . 

Keinforced to total per- 
centage of 213. 

Reinforced to total per- 
centage of 3-19. 

Reinforced to total per- 
centage of 4-94. 


143-6 
153 


1 
160-2 146-9 

1 
168-6 166-9 

1 

1 

1 


162-6 
162-2 


149-0 
166-1 

166-3 


148-0 
164-7 

164-1 



The extremities of each column were ground and rendered as exactly plane and 
parallel as possible, and the load was applied directly by the heads of the hydraulic 
press with the interposition of a sheet of cardboard 0*079 inch thick. 

The reinforcements were of mild steel or of iron, of somewhat varying quality. 
Rods of mild steel of 0*304 inch diameter had an elastic limit of 14-6 tons per 
square inch, a breaking strength of 23*2 tons per square inch, and a percentage 
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elongation on 7*87 inches of 25 per cent., whilst rods of 0-315 inch diameter had 
an elastic limit of 22*5 tons per square inch, and an ultimate strength of 29 tons 
per square inch, with an elongation of 21*5 per cent, in 7 '87 inches, all the varieties 
of iron and steel used being between these values. 

The cement used stood the soundness tests satisfactorily ; setting commenced 
in 2 hours 40 minutes, and was complete in 5 hours 40 minutes. Briquettes of 
neat cement had a mean resistance to tension of 535 lbs. per inch^ after seven days, 
and 578 lbs. per inch* after twenty-eight days. 

Fig. 22 shows graphically the results obtained with columns 6 '5 6 feet long 
and 13*12 feet long, manufactured in both cases with a concrete composed of 
7 cwts. of Portland cement, 28 '7 cubic feet of gravel, and 14 '3 cubic feet of 
sand. 

Fig. 23 shows the results obtained with columns of a similar length, and with a 
mixture of 10 cwts. of Portland cement to 28*7 cubic feet of gravel, and 14*3 cubic 
feet of sand. 

Fig. 24 shows the results obtained with spiralled columns of various lengths 
manufactured with concretes containing 7 cwts. and 10 cwts. respectively of 
Portland cement, to 2 8 '7 cubic feet of gravel and 14 '3 cubic feet of sand. 

The graphs in the above figures do not show the point at which the column 
actually collapsed, but simply the point at which the readings were discontinued 
owing to the virtual failure of the column. 

The rupture of the columns having for the most part, and particularly for those 
of concrete with 10 cwts. of cement, occurred near the extremity corresponding 
to the upper end of the column during moulding, experiments were carried out to 
discover to what extent the resistance of the concrete might vary in columns 
moulded vertically without special precautions. 

In the case of the columns 6*56 feet long, a prism 18*9 inches long was cut 
from the base and tested by crushing. In the case of the concrete containing 
7 cwts. of cement, the prisms from the base showed an increase in crushing strength 
of 420 lbs. per square inch over the figure for the whole column. In the case 
of the concrete containing 10 cwts. cement the figure was 1,850 lbs. per square 
inch. 

In the case of the colunms 13*12 feet long, prisms were cut from the base and 
from a part of the column 3 feet from its upper end during moulding. The 
prisms from the base had 570 lbs. per inch* greater resistance to crushing than the 
upper prism, and about 1,360 lbs. per inch* greater resistance to crushing than the 
whole column for a concrete containing 7 cwts. Portland cement, whilst for a con- 
crete containing 10 cwts. Portland cement these figures were 1,350 lbs. per inch* 
and 2,570 lbs. per inch* respectively. 

13. Compression Tests of Spiralled Mortar and Concrete. 
1. Prisma in Cement Concrete, arrcmged by M, Considere, 

These prisms, of octagonal section of 29*45 square inches area and 1*64 feet 
long, were submitted to compression tests carried to rupture, the deformations 
being measured. 

The results are given in Table No. 20 (p. 62). 
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Tablk No. 20. 



Description. 



1. Prism not reinforced ; age, 
4 months. Stref*8 reckoDed 
on total section. 



2. Prism reinforced with a rod 
0*236 inch diameter, 
spiralled to a pitch of 
1*18 inches, and to an 
exterior diameter of 5*51 
inches. The sectional area 
of the reinforced core was 
26*4 square inches. 



3. Prism reinforced with an iron 
rod 0*161 inch diameter, 
spiralled to a pitch of 0*59 
inch, and to an exterior 
diameter of 5*51 inches. 
The sectional area of the 
reinforced core was 26*4 
square inches; the pitch 
01 the spirals was a little 
irregular, the pitch attain, 
ing *67 inch in places. 



4. Prism reinforced with a rod 
0*236 inch diameter, 
spiralled to an external 
diameter of 5*51 inches, 
and to a pitch of 1*063 
inches. Average section 
of core = 26*4 square 
inches. 



5. Prism reinforced longitudi- 
nally with 8 rods, 0*315 
inch diameter, ^ving 
sensibly the same per- 
centage of metal as in 
the preceding spirally 
armoured prism. The 
stresses given are reckoned 
on the total section of 
29*45 square inches. 



6. Non-reinforced prism of 
29*45 square inches area. 
Stress reckoned on total 
area. 



Load Applied 
to Spiralled 

Core, 
Ibe. per inch^. 



307 



1,050 



1,168 



344 

1,502 

65 

1,502 

3,160 

5,770 



344 

1,502 

65 

1,502 

3,610 

6,016 



344 

1,502 

65 

1,502 

3,610 

5,63d 



1,530 
1,835 



825 



Shortening 

per cent, of 

Original 

Length. 



0*0128 



0*0680 



0*0160 
0*0880 
0*0320 
0*9-100 
1*2740 



0016 

0*0740 

0*016 

0*0660 

0*6560 



0-0020 
0*0720 
0*0080 
0*0768 
1*5640 



Remarks. 



Modulus of Elasticity : 
From 165 lbs. per inch« to 750 
lbs. per inch« = 2*18 X 10* 
lbs. per inch*. 
From 58 lbs. per inch* to 750 
lbs. per inch* = 2*11 X 10« 
lbs. per inch.* 
Rupture. 



Permanent deformation. 

Covering of spirals progressively 

detached. 
Prism completely deformed into 

S shape. 



External covering of spiralling 

detached bit by bit. 
Maximum load of which the 

testing machine was capable. 

Column not broken. 



Permanent deformation. 

External covering of spiralling 

detached bit by bit. 
Rupture. 



Cracking commenced. 
Complete failure. 



Complete failure. 



Note.— In Prisms 2, 3 and 4 the transverse swelling of the spirals was measured, but 
no conclusive results were obtained. 
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2. Six Prisms in Cement Concrete^ as desired by M, Consid^re. 

Six octagonal prisms of about 15*5 square inches cross sectional area and 
1 '64 feet long were made. 

Three of the prisms were of a mixture of 8 cwts. of Portland cement to 
9 '56 cubic feet of sand, screened to 0*197 inch diameter, and 28*7 cubic feet 
of gravel (0*197 inch to 0*984 inch diameter), and water amounting to 9*3 per 
cent, of the weight of the dry materials, was used as being necessary and sufficient 
to obtain a plastic consistency. 

The other three were composed of a mixture of 10*7 cwts. of Portland cement 
to the above quantities of sand and gravel and 9*8 per cent, of water. 

In the former series of three prisms, two were spiralled at a pitch of 0*55 inch 
for about one-quarter of the length from either end and 0*79 inch for the 
remaining portion in the middle. In the latter the pitch of the spirals for 
one-fifth of the length of the column at either end was 0*39 inch, whilst 
the middle portion was spiralled to 0'59 inch pitch. The spiralling was of 
iron wire 0*169 inch diameter, and the external diameter of the spirals was 
3*94 inches. In addition, the prisms were reinforced each with eight rods 
of 0*169 inch diameter, placed in the interior of the spirals and in contact 
with them. 

The two spiralled prisms, containing 8 cwts. Portland cement, were loaded 
by small increments to a stress of 1,300 lbs. per square inch of total section, and 
showing under that stress an average shortening of 0*0652 per cent, of their 
original length, with an average permanent deformation of 0*0244 per cent, of 
their original length when the load was removed. This permanent deformation 
increased slightly when the load was reapplied and removed. 

From one of the prisms the crust of concrete covering the spiral reinforcement 
was removed down to the centre of the spiralling rods, and a compression was 
again applied and removed and the process repeated. At each repetition the 
stress was carried higher and the permanent deformation measured. At a stress 
of 2,366 lbs. per square inch of the core the shortening was 0*16 per cent, of the 
original length, whilst the permanent deformation was 0*074 per cent. At a stress 
of 9,270 lbs. per square inch the deformation was 2*4 per cent., and the permanent 
set amounted to 1*81 per cent. The maximum stress applied was 9,480 lbs. per 
square inch, but as the prism threatened to break, this load was removed before 
readings were taken. The spiralling was then stripped and the core tested. 
Crushing took place at 870 lbs. per square inch. The age of the concrete at test 
was about ten weeks. 

In the other prism no further compression tests were made as above, but the 
spiralling was also removed and compression applied. Crushing took place at a 
stress of 1,670 lbs. per square inch. 

The third prism of this mixture was made without reinforcement for purposes of 
:;omparison, and failed at 1,142 lbs. per square inch. 

Two of the prisms of the mixture containing 10*7 cwts. Portland cement, one 
reinforced and the other not reinforced, were tested. The concrete was about four 
months old at test and had been immersed in fresh water for six weeks previous 
to it. 

The reinforced prism at a stress of 6,370 lbs. per square inch of the spiralled 
core underwent a shortening of 0*582 per cent, of its original length, and on the 
load being removed showed a permanent deformation of 0*342 per cent. The 
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prism ultimately perished by buckling under a stress of 12,700 lbs. per square 
inch of the section of the core. 

The prism not reinforced failed at a stress of 2,235 lbs. per square inch of 
total section. 

3. Eight Cylinders of Mortar Spiralled for Compression Tests. 

These cylinders had a mean diameter of 3*3 inches and a length of 
23*23 inches, but in consequence of the low modulus of elasticity of the 
mortar they showed a tendency to fail readily by buckling. Some were cut 
and tested in shorter lengths, but it has not been thought fit to give the 
detailed results owing to the impossibility of making comparisons. 

The cylinders tested were spiralled, either with single spiral, with two con- 
centric spirals or with three concentric spirals. When of the same length and 
when the columns failed by buckling the two concentric spirals only gave an 
increased ultimate strength of about 1 1 per cent, over the figure shown by the 
single spiral. When, however, the column failed more evenly by crushing, the 
two concentric spirals gave an increase of 24 per cent, of the crushing strength 
shown by the single spiral, and the three concentric spirals showed an increase of 
49 per cent, over the crushing strength shown by the single spiral. The stress at 
which the external covering of concrete on the spirals began to flake off was not 
appreciably affected by the addition of the concentric spiralling. This stress for 
cylinders six months old was about 4,550 lbs. per square inch of t)ie total section. 

4. Cylinders of Annular Section in Cement Mortar, 

Three cylinders, each 23*62 inches long, composed of mortar containing 6 cwts. 
of Portland cement, 11*8 cubic feet of Seine sand screened to 0*197 inch diameter 
and gauged with water amounting to 15*7 per cent, of the weight of the dry 
materials. The cylinders were kept in air for ten weeks after manufacture; 
they were then immersed in fresh water for six weeks, from which they were 
taken for testing purposes. 

The particulars of the cylinders and the results of the tests are given in 
Table No. 21. 

5. Two Spiralled Prisms from the Experim^ental Bridge, buiH by M, Consider e. 

These prisms were taken from the upper boom of the above bridge, which was 
of the bowstring type. They were of octagonal section, inscribed circle 9*84 inches 
diameter, giving a total cross section of 80*29 square inches and an area of spiralled 
core of 48*67 square inches. 

The first prism tested was 41 inches long. Under a stress of 2,842 lbs. per 
square inch of the total section the shortening was 0*0856 per cent, of the original 
length, and under a stress of 5,684 lbs. per square inch of the total area or of 
9,380 lbs. per square inch of the spiralled core was 0*2 per cent., whilst the outer 
covering of concrete on the spirals began to fall off. The maximum stress applied 
was 12,690 lbs. per square inch of the spiralled core, at which stress the bending 
of the prism rapidly increased. At the time of the test the prism was about two 
years old. 

The other prism was 52 inches long and was tested by the application of a 
load at one-third of the diameter from one face. Up to a stress of 4,670 lbs. per 
square inch, reckoned as uniformly distributed over the whole section, no cracking 
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was apparent, and the angle between the end faoes of the colamn wasO'OOST radians. 
At a stress corresponding to 10,600 lbs. per square inch, if nniformlj spread over 
the core, the angular deformation was 0*0113 radians, and the column failed bj the 
shearing of the concrete of the core. 

6. Prism of Spiralled Concrete for Compression Test. 

This prism of square section of 10*24 inches side and 37 inches long was 
composed of fluid concrete poured without any ramming. 

It was reinforced with a spiral of mild steel rod of 0*472 inch diameter 



Table No. 21. 





External 
Diameter. 


Internal 
Diameter. 


Area. 


Spiralling. 


Results of Test 




No. 


Load 
Applied, 
lbs. per 
square 
inch of 

Total 
Section. 


Mean 
Shorten- 
ing per 
cent, of 
Original 
Length. 


Remarks. 


1. 


Inches. 
7*09 


Inches. 
4*92 


Inches.^ 
20*52 

* 


]!ron wire 0*189 inch 
diameter in helical 
pitch of 0*787 inch. 
External diameter 
of spiralling 6' 89 
inches. 

• 


441 
2,170 

2,670 


0-016 
0096 


The cylinder broke 
in consequence of 
the failure of the 
mortar inside the 
cylinder owing to 
want of support. 


2. 


7 09 


4-53 


23*34 


Jion wire 0'189 inch 
diameter in helic»^ 
pitch of 0*787 inch, 
fixternal diameter 
of spiralling 6 '69 
inches. 


2,300 




Do. 


3. 


4-76 




17-83 


Not reinforced. 


2,490 


— 


Maximum load 
supported. 



wound to a mean diameter of 8*39 inches and to a pitch of 1-024 inches, giying a 
percentage of 4*3, and in addition in the longitudinal direction with seven bars of 
mild steel of 0*63 inch diameter arranged round the inside of the spiral and in 
contact with it, giving a percentage of about 2*1. The age of the concrete at the 
time of the test was about three months. The load was applied axially and the 
first fissures appeared at a stress of 4,040 lbs. per square inch of the total area, 
and the maximum stress supported was 10,200 lbs. per square inch of the spiralled 
core. At that stress the shortening was 2 per cent. 

The spiralling was subsequently removed and the resistance to direct crushing 
of the non-reinforced concrete was found to be 1,124 lbs. per square inch, measured 
on a cylinder of 6*89 inches diameter and 18 inches long. 

R.C. F 
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7. Two Prisms Reinforced with Intertwining Spirals, 

These prisms were of the section shown in Fig. 25 and were 19*68 inches long. 

The spirals were of mild steel wire 0*272 inch diameter, rolled on a cylinder 
of 5^ inches diameter to a pitch of 1 inch. Alternate spirals were wound in 
opposite directions. Longitudinal reinforcements of mild steel 0*315 inch 
diameter were placed as shown. 

The concrete consisted of 12 cwts. Portland cement to 14*35 cubic feet of sand 
sieved to 0*197 inch diameter and 28*7 cubic feet of gravel. In both cases the 
moulding was done on the flat. For prism No. 1 concrete of a plastic consistency 
well rammed was employed ; for No. 2 a wetter concrete was used to fill the mould 
up to the level of the upper side of the spirals, of sufficient fluidity to fill the spirals 
without ramming between them, the mould was then filled with the mixture of 
materials quite dry and rammed till the moisture appeared on the surface. The 
prisms were kept in air for the eight months that elapsed between the time of 
moulding and the test. 

In both cases at a stress of 4,550 lbs. per square inch of the total section of the 
prisms, or 7,110 lbs. per square inch of the section of the spiralled core, the concrete 




/as' - 
Fig. 25. 



outside the spiralling began to flake gS, The maximum load carried by prism 
No. 1 was 9,730 lbs. per square inch of the spiralled core, whilst the maximum 
stress supported by prism No. 2 was 10,930 lbs. per square inch of the spiralled 
core. In both cases the total shortening was 3*6 per cent, of the original length. 

14. Tension Tests on Keinforced Members. 

Two tension members were constructed of twenty-four wires of steel surrounded 
by a metallic spiral as indicated in Fig. 26, and encased for a length of 6*56 feet. 
One half of the length of each member was of neat cement, the other half of mortar. 

In member No. 1 the diameter of the longitudinal wires was '177 inoh, giving 
a percentage reinforcement of 5*9. The wires were placed 0*47 inch centre to 
centre. The mild steel wire in the spiral had a diameter of 0*118 inch and a 
pitch of 1*18 inches. Ten wires were jointed in the member, the junction consist- 
ing of an overlap of 11*8 inches, the free ends being bound with soft iron wire. 
The junctions were spread over the length of the member. The reinforcing wires, 
which extended beyond the end of the concrete casing, were gathered together and 
fixed into a steel cage with spelter, there being a clear distance about 17 inches 
between the end of the concrete casing and the near face of the metallic anchor block. 
The cx)ncrete casing had a square section of 3*15 inches side. 
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Member No. 2 was of similar design, but was moulded under a tension of 
8*9 tons per square inch of the area of the reinforcement, which was maintained 
up to the moment of the test. The longitudinal 
wires were 0*118 inch diameter, giving a per- 
centage reinforcement of 3*4. The mild steel wire 
constituting the spiralling had a diameter of 
0*079 inch and a pitch of about half an inch. 
Five of the wires were in two parts, the junctions 
being formed by means of a muff consisting of a 
slightly flattened steel tube 2 inches long, through 
which the ends of the wires were passed and allowed 
to project for lengths of 9 inches beyond the muff. 
The free ends of the wires were in this case moulded 
into a concrete head. 

The longitudinal reinforcements consisted of a 1^ j.^^. r^ 

specially hard steel, which had a limit of elasticity yiq. 26. 

in the neighbourhood of its breaking strength. The 

mean resistance to tension for wires of 0*177 inch diameter was 107 tons per 

square inch, and for wires of 0*118 inch diameter was 115 tons per square inch. 

The cement was Portland cement of French manufacture. Its setting time was 
4^ hours. Its resistanpe to tension after seven days was 620 lbs. per square inch, and 
after twenty- eight days 734 lbs. per square inch. The mortar consisted of four parts of 
this cement to five parts by measure of fine siliceous sand passing through a sieve with 
holes 0*039 inch diameter and without much dust. The division between the 
mortar and the pure cement was maintained by a sheet-brass diaphragm 0*394 inch 
thick, with holes to keep the wires at the proper spacings. 

Tension was applied to the member by means of the head of metal in one case 
and of concrete in the other. 

Member No. 1 was tested after a hardening of one month. This member had 
several cracks in the part made of pure cement ; none were visible in the part in 
mortar. In consequence of the difference of inclination of the reinforcing wires 
between the member and the fixed head the distribution of the load was necessarily 
very uneven, with the result that the wires began to break one after the other at a 
stress of 74*3 tons per square inch, calculated as being uniformly spread over the 
reinforcement. The first fissure in the mortar appeared at a stress of 10*7 tons per 
square inch of the reinforcement, assuming the load imiformly distributed. 

Member No. 2 was tested after a hardening of three months. At the time of the 
test only two small cracks near the extremity in the pure cement were visible. The 
first crack in the pure cement occurred when a stress of 15*5 tons per square inch 
of the reinforcement had been applied, and the first fissure in the mortar when that 
stress was increased to 24 tons per square inch. The tension was not carried 
beyond 43 tons per square inch of the reinforcement. At that stress the mortar 
and cement were cracked at right angles to the reinforcement every 4 inches or so. 
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CHAPTER V 
The Report and Draft Regulations Presented bt the Commission 

The Commission arranged its work in the following manner : — 

1. It set out to define as precisely as possible the materials constituting rein- 
forced concrete, the principal conditions they ought to fulfil, and the indispensable 
precautions to be taken in construction. 

2. It studied the elementary properties of the materials, taken separately and 
also associated. 

3. The physical and elastic properties thus determined were examined to find, if 
possible, a rational basis for and a scientific method of calculation. 

4. The results obtained from these processes were compared with successful 
practice. 

The Report passes in review the principal results obtained from the experimental 
work of the Commission. 

Variations in Volume Resulting from the Setting of Cement. 

It is known that, extending over some months, mortars and concretes exposed to 
air undergo contraction during setting, which is greater the higher the proportion of 
cement. This contraction leads to internal stresses, tension in the concrete and 
compression in the reinforcement. When this contraction is opposed by external 
connections, serious cracking frequently results. 

The concrete employed in the tests was of the proportion most frequently 
employed in open-air work in France — viz., 6 cwts. Portland cement, 28*7 cubic 
feet of gravel and 14-4 cubic feet of sand, which, when rammed into the work, give 
about 36 cubic feet of concrete, or about 1 J cubic yards. 

Although the contraction varies somewhat with the length and section of the 
member, the Commission put it at 0*025 per cent, when it is exposed to the 
weather immediately after manufacture, and 0*020 per cent, when it is maintained 
humid for the first three weeks. 

The Commission did not insist that the contraction should be taken account of, 
except in long members. 

Thermal Variations of Volume. 

No new experiments were made on this subject, l^ut it appeared from the 
collected results of previous experiments that a coefficient of expansion per 
100 degrees Centigrade of 0-0011, or 0*11 per cent. (0*00061 per 100 degrees 
Fahrenheit), might without sensible error be adopted, and that the coefficients of 
expansion of concrete and steel might be taken as equal. 

From measurements made on an arched bridge at Chatelherault, it was demon- 
strated that reinforced concrete structures are only very slightly sensible to hourly 
variations of temperature, but that they assume the mean daily temperature. 
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Besistanoe and Deformation of Concrete Submitted to Tension. 

When concrete, not reinforced, is submitted to simple tension, the tension 
increases proportionally to the elongation imtil rupture is produced for an 
elongation of at least, in general, 0*01 per cent. 

When concrete, not reinforced, is submitted to bending, the part in tension 
has a certain ductility. From a limit which appears very near the maximum 
elongation when submitted to simple tension, the modulus of elasticity of the 
concrete in the tension part of the beam diminishes very markedly, and 
rupture is produced for an elongation which generally lies between 0*01 and 
002 per cent. 

Concrete properly prepared and reinforced becomes much more ductile still. 
From the experiments of the Commission it was established that the elongation 
of the concrete before rupture went up to 0*135 per cent., and it was observed 
that until an elongation between 0*01 and 0*02 per cent was reached, the 
concrete had practically the same modulus of elasticity as concrete not reinforced. 
Beyond this limit the modulus of elasticity is sensibly zero ; or, in other words, 
whilst the elongation increases, the tension of the concrete remains very nearly 
constant and in the neighbourhood of the resistance of concrete not reinforced. 

Beiistanee to Crushing. 

Table No. 22, pp. 70 — 73, contains a riwmU of the results of the experi- 
ments made by the Commission and of those made by Professor Bach of Stuttgart. 

In the first six divisions the particulars characterising each series of experiments 
are indicated. In division 7 is given the increase of resistance in lbs. per square 
inch of total section which the reinforcement has produced. The figure relative 
to each column was found by deducting from its resistance that of a test column 
not reinforced and made of the same concrete. 

To permit of the comparison of the different types of reinforcement, a common 
measure has been devised for them as follows : — 

Suppose the column to be reinforced with an equivalent bar having the same 
total volume as all the reinforcements of whatever kind in the column. Divide 
the total increase of resistance by the area of this equivalent bar. The quotient 
will represent the increase of resistance of the concrete produced by each square 
inch of reinforcement. 

The figures given in Table No. 22 call for the following remarks : — 

In Series A, in order to study the slipping of the reinforcements, the concrete 
covering the ends of the longitudinal bars was removed. As a result, the resistance 
to crushing has been almost exactly the same, although the percentage of metal 
varied from 0*28 to 3'97 per cent. 

In Series B, prepsired conformably to the programme of the Society of German 
Reinforced Concrete Engineers, the ends of the longitudinal bars were 2 inches 
from the ends of the columns and left buried in the concrete. The resistance per 
square inch of the equivalent bars in these cases varied from 6*67 to 12*33 tons 
per square inch, the former figure being that corresponding to the large longitudinal 
bars with the interties spaced widely apart, the latter to small bars with more closely 
spaced interties. 

Experiments A and B having drawn attention to the importance of the end 
conditions of the longitudinal bars, there was realised in Series C the most perfect 
arrangement from this point of view. The bars were cut square, and adjusted to 
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bear exactly on the heads of the testing machine. The columns of this series, which 
were made with the minimum quantity of water necessary, have shown an increase 
of strength of 15*25 tons per square inch of the equivalent bar, whilst those made 
by pouring the fluid concrete into the mould only showed an increase of 5*97 tons 
per square inch at the end of twenty-eight days. 

In the tests of Series D, the columns were 6 '56 feet and 13*12 feet in length. 
Great differences of resistance were found in the non -reinforced columns of these 
lengths.^ This fact diminishes the confidence one might have in the results of 
this series, and explains to some extent how identical reinforcements have given 
augmentations of resistance of 6*4 and 19*8 tons per square inch in columns which 
only differ by the proportions of the concrete. There is reason to set aside these 
extreme values. 

All the columns of the first four series crushed without notable flexion. 

The columns fulfilling the conditions which the Commission judged necessary 
to assure the efficiency of the spiralling have given the results B', C and D', 
which correspond to the Series B, C and D of the columns reinforced with intertied 
longitudinal bars. 

The columns of Series B' were made with little care in order to determine the 
minimum resistance one might obtain on works. For example, the spacing of the 
spirals from centre to centre has varied from half an inch to 3 inches in one single 
piece, and the longitudinal bars from If inches to 5 inches. 

In Series C it should be noticed that the spiralling has given to concrete 

^ The non-reinforced columns of 6*56 and 13*12 feet long were made at the same time as the 
columns of Series 2> and Df to serve as references. They were formed of the same concrete, and 
were rammed with the same care. Their resistance to crushing without buckling was for 
concrete containing 

7 cwts. cement 3,440 lbs. per square inch for columns 6'66 feet long. 

2,820 do. do. 13-12 do. 



Difference 620 lbs. per square inch. 

10 cwts. cement 2,630 lbs. per square inch for columns 6-66 feet long. 

2,090 do. do. 13-12 do. 



540 lbs. per square inch. 

To determine the cause of the differences of resistance of the columns 6-56 and 13*12 feet long 
pieces were cut from the top and the base of each of the columns, and it was found that the 
resistance of the base of each column exceeded that of the upper part by 1,366 and 2,620 lbs. per 
square inch for concrete containing 7 cwts. and 10 cwts. of cement respectively. 

The explanation of these facts appears to be the following. The concrete gives up during 
the ramming and up till the commencement of setting part of the excess of water, which must 
in every case be added to facilitate the placing of the concrete. The water which thus comes from 
the lower beds adds itself in the concrete superposed to that which the latter contains. Thus the 
higher up one goes in the column the wetter is the concrete, with the above-mentioned result. 
The effect is the more marked the richer the concrete in cement. For the interpretation of the 
results of the experiments of Series i)', which included columns 7*65, 8*53 and 9*84 feet long, 
it was observed that the resistance of the concrete in these cases varied according to a linear 
law between the resistances observed for the concrete of 6*56 feet and 13*12 feet. 

It is important to point out that in order to maintain a uniform quality throughout the whole 
height of columns it is necessary to employ drier concrete as the work ascends, and it is impor- 
tant to dispose the reinforcements in such a way as to permit of the employment of concrete 
gauged without excess of water. 

These facts show how difficult is the comparison of reinforced pieces of different types and 
of the unreinforced pieces of the same type cast for comparison of the strength of the concrete. 
Pieces to be compared should have dimensions such that the final degree of humidity of the 
concrete is the same. 

These facts explain the contradictions existing in experiments apparently comparable, and 
lead one to take account not of the isolated anomalies, but only of the main lines of the results 
of experiments. 
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poured without ramming and tested after twenty-eight days the same increase of 
resistance as concrete rammed witli care. 

The columns of Series D' were prepared to study the resistance to buckling. 
Setting aside those indicated as having buckled without crushing, the others show 
an increase of crushing resistance, per square inch of the cross sectional area of the 
equivalent bar having the same volume as the longitudinals and spirals together, 
of 28*5 tons to 40 tons. 

A number of columns tested at Stuttgart did not fulfil the conditions necessary 
to give to the spiralling the proper efficiency. In one case the longitudinal 
reinforcements were too feeble, in the other the pitch of the spirals was too great. 
The results show analogous increases to those of columns reinforced with longitudinal 
intertied bars. These experiments thus establish a transition between the two 
types of reinforcement. The following description of the test of a strongly 
spiralled column, which consequently presents features highly characteristic of this 
type of reinforcement, is given to enable a clear idea to be formed of the phenomena 
met with during the loading to destruction of such a column. 

The column was 6 '56 feet long, composed of concrete containing 7 cwts. of 
cement and reinforced to a total percentage of 4*91. The first fissures in the 
concrete covering the spirals were app)arent when the pressure had attained 
4,370 lbs. per square inch of the total section. The pressure was increased to 
a maximum of 7,050 lbs. per square inch, when buckling commenced. The 
loading was maintained until the moment when the deflection attained a value 
of 4 inches, the load at this time corresponding to a stress of 4,240 lbs. 
per square inch of the spiralled core, the external envelope of concrete over 
the spirals having by this time almost entirely disappeared. In the column thus 
bent there was no trace of crushing of the spiralled core, but in the parts of 
greatest curvature radial tension fissures were observed tending to cut the concrete 
in slices. 

In columns which have crushed without bending, the failure of the column is 
produced sometimes by the thinning out and rupture of a spiral, sometimes by the 
shearing of the concrete on oblique planes. 

fioth in the columns which failed by flexion and those which ruptured, the 
concrete of the core away from the vicinity of the rupture presented no traces of 
alteration. This was demonstrated by cutting out test prisms from the cores of 
columns which had resisted high pressures. For example, crushing resistances of 
3,930 and 2,470 lbs. per square inch were obtained from prisms cut from the base 
and the top respectively of a column containing 7 cwts. Portland cement and 
reinforced to 6*34 per cent, and which had resisted a pressure of 9,080 lbs. per 
square inch of the spiralled core. A column reinforced to 4*91 per cent., which 
had resisted a pressure of 8,740 lbs. per square inch, gave corresponding resistances 
of 2,260 and 2,030 lbs. per square inch respectively. 

These facts indicate that cracking takes place prematurely in the outer cylinder 
of concrete covering the spirals, but that that does not compromise the solidity 
of the core on which the resistance to crushing depends. Such cracking must, 
nevertheless, be avoided in practice. 

The experiments of Series D showed that, on the average, the pressure under 
which the first fissures appeared exceeded by about 940 lbs. per square inch the 
resistance of the non-reinforced columns, and that the excess resistance was 
almost the same for short columns reinforced to nearly 5 per cent., and for 
long columns only reinforced to 2 per cent. The pressures which spiralled 
pieces can resist without sustaining any damage whatever depends thus on the 
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inherent resistance of the concrete, and is but little augmented with the percentage 
of metal. 

In the experiments at Stuttgart, the results point to the same conclusions. In 
that case the resistance at which cracking of the envelope of the spirals took place 
exceeded by about 1,400 lbs. the resistance of the non-reinforced columns. 

It may safely be allowed that in ordinary concrete, containing 6 cwt. of cement, 
for which a resistance of 2,280 lbs. per square inch may be reckoned on, the load 
which causes cracking in spiralled members is 2,850 lbs. per square inch. In 
members thus proportioned the pressure might thus be limited to 1,440 lbs. per 
square inch ; that is, to 62 per cent, of the inherent resistance of the concrete, no 
matter how high the percentage reinforcement might be. 

The pressure being thus limited to 1,440 lbs. per square inch for concretes of 
middling quality, and to 1,600 or 1,700 lbs. per square inch at the most for concretes 
of the best quality, and on the other hand, the coefficient of security 3, 4 or 5 being 
applied as regards crushing or buckling phenomena, it is evident that there is no reason 
for increasing the percentage of metal beyond that necessary to obtedn resistances of 
4,800 to 8,500 lbs. per square inch. For this reason the experiments made at the 
Laboratory of the Ecole des Fonts et Chauss^es on cylinders very strongly spiralled, 
in which resistances up to 25,600 lbs. per square inch were obtained, have not been 
described. These experiments, however, show that the useful effect of spiralling 
extends to very wide limits. 

When compression tests on concrete are made, creaking noises proceed from the 
concrete when the stress reaches a value which varies within somewhat wide limits. 
In the non-reinforced columns of Series D noises were heard, sometimes near the 
crushing load, sometimes when the stresses were less than 720 lbs. per square inch. 
In spiralled and longitudinally reinforced pieces the first noises were heard sometimes 
when the stress was in the neighbourhood of the crushing strength of ordinary 
concrete, sometimes when that figure had been exceeded by 700 lbs. per square inch. 
The cause of these noises is not known, but it is noticed that they precede but slightly 
the crushing of non-reinforced or longitudinally reinforced columns, and the cracking 
of the envelope in spirally reinforced columns. It is thus possible that these noises 
indicate to the ear the commencement of processes which are not visible to 
the eye. 

The great ductility of spiralled concrete is another phenomenon which falls to be 
recorded. In short pieces, in which sensible uniformity of quality might be looked 
for, the shortening observed was from 1 to 3*6 per cent, of the original length. In 
longer pieces, where there is considerable variation from the top to the bottom, the 
shortening measured at the middle of the length has varied from 0'5 to 0'75 per 
cent, in columns 6 feet long, and from 0*3 to 0*4 per cent, in longer columns. The 
upper part, which had the least resistance, yielded before the concrete elsewhere had 
resisted the maximum load, and therefore the maximum deformation of which it was 
capable. The considerable bending observed in spiralled pieces is another proof of 
the ductility of concrete reinforced in this way. 

Pitch of Spirals. 

The network of spirals and longitudinal reinforcements which constitutes the 
cage is intended to prevent the transverse swelling of the concrete under the load. 
It opposes the escape of material between the meshes, and these ought evidently to 
be the closer, the greater the load designed for. Only experience can dictate the 
proper arrangement from this point of view. 
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In the Stuttgart experiments the spacing centre to centre of the spirals was from 

—J to jr-T in columns which gave medium results, and — in those in which the 

resistances were conformable to the draft provisions of the Commission, d being the 
diameter of the circle inscribed in the octagon forming the transverse section of the 
column. 

The feebly spiralled columns tried with success by Professor Guidi at Turin had 

the spirals spaced at — . 

In the columns of Series D good results were obtained with a spacing of the spirals 

of 3" for greater resistances, and — -- for less. 

The Commission recommended that the pitch of the spirals be not unduly 
diminished, owing to the difficulty occasioned thereby of ramming the concrete. 

As all the experiments point to the ramming having a considerable influence on 
the mechanical qualities of the concrete, it is suggested that the efficiency of the 
network preventing lateral spreading should be increased for increasing loads by 
augmenting the section of the longitudinal rods rather than by decreasing the pitch 
of the spirals. 

Elasticity. 

The irregularity of concrete is still greater from the point of view of elasticity 
than from that of resistance. From a concrete composed of 6 cwts. Portland 
cement, 14*35 cubic feet of sand, and 28'70 cubic feet of gravel the Commission 
has obtained moduli of elasticity under a light load varying from 2*28 X 10^ 
to 5-69 X 10^ lbs. per inch^, according to the quantity of water used in gauging and 
the method of ramming. 

The modulus of non-reinforced concrete diminishes as the load increases, 
especially beyond a limit in the neighbourhood of one-half or two-thirds of the 
crushing load, and it is necessary, having regard to buckling, to take into considera- 
tion the modulus under pressures superior to the working load. Consequently, a 
modulus of elasticity of 2,130,000 lbs. per square inch, or 950 tons per square inch, 
may be properly allowed. 

This irregularity in non-reinforced concrete necessarily shows itself in the tests 
of reinforced columns. 

In Series A, the non-reinforced column had not the same dimensions as the 
reinforced one, and the results of this series cannot be comp)ared. Only the columns 
of 15-75 inch side, in which the percentage varied from 0*28 per cent, to 3*97 per 
cent., are suitable for purposes of comparison. 

There has been csJculated the total resistance per square inch which the 
different columns gave when their shortenings had the same value of 0*02 per cent. 
In order to compare two columns the differences of their unital resistances has 
been divided by the shortening for which the comparison was made, and by the 
difference in the unital reinforcement.^ The quotient gives a measure of the 
useful elastic effect of the excess of reinforcement in the more heavily reinforced 
column, and it ought, hypothetical ly, for average quality of steel to be about 
29,100,000 lbs. per inch*, or 13,000 tons per inch* if the reinforced columns were 
formed of identical materials simply associated in a common shortening. 

1 The unital reinforcement is the area of equivalent reinforcement per unit area of column 
or the percentage reinforcement -r 100. 
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On comparing the columnB reinforced tx) 3*97 per cent, and 0*28 per cent, 
respectively, an apparent modulus of elasticity of 1,710,000 lbs. per inch^, or 
7,600 tons per inch^, was found for the metal in excess of 0*28 per cent. 

In Series C and D similar calculations give the apparent modulus of elasticity 
of the metal as varying from 17,100,000 lbs. per inch* or 7,600 tons per inch*, to 
10,000,000 lbs. per inch*, or 4,400 tons per inch.* 

It was found experimentally in series A, that except in the neighbourhood 
of the ends, relative slipping of the concrete and steel was absolutely negligible. 

These facts lead to the conclusion that since the metal does not slip and in 
consequence sustains the same shortening as the surrounding concrete, it certainly 
furnishes resistances corresponding to its modulus of elasticity. Its apparent effect 
having been much less, we are led to conclude that the modulus of elasticity of the 
concrete has been less in the reinforced columns in question than in those not 
reinforced. This weakness in the concrete might be due to three possible causes : 
either an increase in the quantity of water used in mixing the concrete, owing to the 
greater ease of working it in the moulds, or the less perfection of ramming owing to 
the constraint of the reinforcements, or owing to the prevention by the reinforce- 
ments of the full contraction of the concrete during its setting, and which, perhaps, 
will hinder it from acquiring all the mechanical qualities of which it is capable. 

The first cause suggested did not operate in any of the experiments made by 
the Commission, because the quantity of water used was weighed with care, and the 
second did not affect the columns of Series A, as these were all similar. 

Whilst the experiments of the Commission and also those of Professor Guidi at 
Turin gave results for the elasticity of the metal inferior to that indicated by the 
theory of elasticity, the experiments of Professor Bach at Stuttgart, under the 
auspices of the Society of German Reinforced Concrete Engineers, gave results for 
the moduli of elasticity of longitudinal reinforcements corresponding sensibly to the 
figures deduced from theory. 

All that may be affirmed regarding the elasticity of pieces longitudinally 
reinforced is that in careful experiments the apparent elastic effect of the longitu- 
dinal bars has varied from less than half the value indicated by the theory of 
elasticity to values sensibly equal to that value. Under these conditions it 
seemed reasonable to adopt the simplest solution, which consists in allowing from 
the point of view of elasticity the coefficient of equivalence between the meta.1 and 
the concrete which were adopted from the point of view of resistance to crushing. 
These coefficients vary from 8 to 15, combined with a modulus of elasticity 
2,130,000 lbs. per square inch, or 952 tons per square inch ; they attribute to the 
metal values of the modulus of elasticity varying apparently from 7,616 tons per 
inch* to 14,280 tons per square inch, which agree with the results obtained 
at Paris, Stuttgart, and Turin. 

The causes indicated above that diminish the coefficient of elasticity act in the 
same sense on the resistance of concrete to crushing. 

The Commission decided that whilst awaiting further experiments on the 
effect of transverse reinforcement or spiralling on the elasticity of concrete, it is 
prudent to entirely neglect any increase which such reinforcement might give. 

Deformation of Plane Sections in Bending. 

Although not rigorously exact, the hypothesis of the conservation of plane 
sections serves as a rational basis to the theory of resistance of homogeneous 
materials. Its application to a heterogeneous material such as reinforced concrete 
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a priori^ open to serious doubt. One might readily understand that the slipping 
of the reinforcements and the crsusking of the concrete in tension would make the 
hypothesis entirely unworkable. 

A very great number of experiments made on the beams 7 '8 7 inches X 
15*75 inches, and 13*12 feet span, have proved that sections originally plane remain 
sensibly so during bending, except in the immediate neighbourhood of the supports 
and of the points of application of heavy concentrated loads. 

Away from these exceptional points, where in actual structures it might be 
useful to consider specially the strength from the point of view of local stresses, 
the warping of sections originally plane does not modify notably the longitudinal 
deformations, which serve as a basis for the calculation of deflected pieces. Any 
deviation from the hypothesis of the conservation of plane sections may thus, 
without sensible error in the calculation of tensions or compressions, be neglected. 

Application of the Laws of Simple Deformations to the Calculations of Bent 

Pieces. 

In the theory of bending of homogeneous materials, it is allowed that to a 
certain longitudinal elongation or contraction there corresponds a certain tension 
or compression in bending and also in traction or thrust. 

To discover to what extent this assumption is applicable to reinforced concrete, 
the following investigations were carried out: — 

A number of prisms were made simultaneously with the beams of 7*87 inches X 
15*75 inches section, and 13*12 feet span, and the moduli of elasticity of the 
concrete and the reinforcements respectively were measured. Applying with these 
figures the above hypothesis, there was determined by calculation the position of 
the neutral axis, in the period of deformation after the limit of elasticity of the 
stretched concrete had been passed ; that is, in the period in which the tension of 
the elongated concrete ought to be constant. Results were found almost rigorously 
to conform to those given by actual measurement during experiment. 

It has been concluded that the hypothesis in question might, concurrently with 
the hypothesis of the conservation of plane sections during bending, be safely 
applied in calculation, assuming at the same time that the laws of deformation by 
tension or thrust are those already formulated. 

Adhesion of the Concrete to the Metal. 

For simple tension or compression on isolated bars imbedded in concrete the 
Commission found values of the resistance to unbedding of from 97 to 420 lbs. per 
square inch of the surface of contact. For bars surrounded by spirals or placed 
in the folds of perpendicular stirrups, these figures varied from 225 to 560 lbs. per 
square inch. 

These figures give no indication, however, of the tendency to shp in members 
where bending imposes other stresses on the member. For this information, beams 
in which failure took place by slipping of the reinforcements were studied, and in 
doing so it was assumed, according to the usual hypothesis conform to the theory of 
perfectly elastic bodies, that the slipping stress varied with the shearing stress. 
Consequently the resistance to slipping furnished by the ends of the longitudinal 
reinforcement^ which projected beyond the supports, was neglected, since there is 
no shearing force there. The values of the adhesion thus found varied from 1 85 
to 213 lbs. per square inch. Other experimenters applying the same mode of 
calculation have found similar values. 
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Besistance to Sheariiig Forces. 

The experiments indicate that whilst vertical stirrups are useful in a beam just 
before the formation of cracks and after cracks have formed, stirrups inclmed in the 
direction of the tension, or longitudinal reinforcing bars bent upwards towards the 
supports, give much more help to the concrete under working loads. 

Beams which were reinforced in both tension and compression areas, and which 
had no stirrups, continued to support a load in virtue of the resistance of the 
reinforcements after the concrete had fissured for ^ of its full depth in the part 
exposed to shear. The resistance of the reinforcements to the shearing forces was 
probably aided by a kind of frictional resistance in the compression area of the 
beam. 

Experiments on the Resistance and Deformation of Works Constmoted for the 

Exhibition of 1900. 

Experiments were made under the direction of M. Rabut on — 

1. Two floor slabs. 

2. A ribbed floor. 

3. A footbridge. 

4. A retaining wall. 

These structures were designed by the Hennebique empirical formulse, and 
constructed according to the usual practice of that firm. The experiments were 
carried out to determine — 

1°. What margin of security might be relied on. 

2°. What degree of solidarity there was between the different members. 

3^. If any relation could be determined between the loads and the deformations. 

On the first point the experiments showed that in the case of the slabs they 
carried a surcharge equal to from five to six times that for which they had been 
designed. The ribbed floor supported without a rupture a load three to four 
times greater than that for which it had been designed, whilst the retaining wall 
withstood a very much greater load than that which ought to result from the thrust 
of the earth. 

On the second point it was observed that concentrated loads were distributed not 
only on the single rib on which they rested, but sometimes on five and even on as 
many as seven. 

On the third point, although a precise statement of the relation between the 
deflections and the stress on the steel or concrete has not been possible, the 
fact that the deflections under growing loads follows a continuous law, in spite of 
the formation of cracks, was clearly demonstrated. 

Detailed information regarding the design and construction of these structures, 
together with the records of the tests and the analyses of the results, form Part I. 
of the French edition of the Report. 



CHAPTER VI 

Some Conclusions from the Study op the Elementary Properties op the 

Materials Constituting Reinforced Concrete 

Calculation of Stresses and Defonnations. 

Once the hypothesis of the conservation of plane sections is accepted with 
reference to reinforced concrete structures, the deformations and the stresses under 
any loading whatever may be calculated from the known properties of the com- 
ponents, but in every case the calculation is a complicated one and frequently 
almost insoluble. 

So far as stresses are concerned, the tension in the concrete ought to be 
neglected, which leads to a very considerable simplification in the calculations, and 
the Commission suggested that that method should also be applied to the calculation 
of deformations. The deformations thus calculated are in excess of those to be 
expected, but the calculated values might be corrected by means of a coeflBcient 
of correction, obtained by a comparison of the calculated value with that actually 
found in a large number of experiments. Such a coefficient would be a function 
of the percentage reinforcement. 

Coefficients of Secnrity. 

The Commission were of opinion that, taking into account the excellent protection 
afforded to the metal from abrasion, oxidation, and largely from shocks, and that 
in well-designed reinforcements holes and grooves are avoided, the metal may 
safely be stressed by working loads to half its apparent elastic limit. 

The risk incurred in exceeding the limit of elasticity is twofold — viz., the rapid 
increase of the deflection and the destruction of the adhesion. The regulations 
require the help afforded by the concrete to be neglected in calculating the tension 
in reinforcements as the reinforcements have to resist the whole tension 
across any crack that may be formed. Diminution of adhesion as a result 
of high tension is likely to take place only at the centre of simple spans or over 
the supports of a continuous beam. In the former case the shear near the middle 
of the span is generally small, but at the supports of a continuous girder the shears 
are maxima, so that in this case care must be taken that the slipping stress is not 
excessive. 

The maximum compression fixed for concrete implies a certain shortening 
of the latter, and consequently of the steel embedded in it. The compression corre- 
sponding to this strain of the steel is always well within half the elastic limit. 

The Commission proposed as a factor of safety for the concrete of 3*5, owing 
to the large influence workmanship has on its qualities. 

Simplification of the Calculations. 

In Table No. 22, on p. 70, in the figures making comparison of the strength 
of columns reinforced with longitudinal bars intertied, the effects of the longitudinals 
and the interties are not separated, and the coefficient of equivalence is taken at the 
same value, 8 to 15 for both. This is to some extent justified by an examination 
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of the Stuttgart results. There three types of column were tested, which in 
addition to the longitudinal bars of 0*591 inch diameter, had interties spaced at 
9*84, 4*92 and 2*46 inches. Differences of resistance were foimd varying 
from 8*2 to 14*6 tons per square inch of the section of the equivalent 
longitudinal bar, having a volume equal to that of the ligatures. These figures 
correspond to the figures given by the longitudinal bars. 

On the contrary, longitudinals and spirals produce widely different effects, which 
must not be confounded in calculations. In order that steel of middling quality 
may give a resistance of about 16 tons per square inch, which is generally about its 
apparent limit of elasticity, it must undergo a contraction of about 0*1 per cent. 
Spiralled concrete supports before crushing contractions of from 1 to 3 per cent. 
The resistances provided by the enclosed longitudinal bars are thus not less than 
1 6 tons per inch^, and are not much beyond this figure, as once the yield point 
is passed the resistance increases but slowly with the strain. It follows that one 
is very near the truth in deducting from the total resistance of a spiralled column, 
first the resistance of the non-reinforced prism of the same dimensions, then the 
resistance of the longitudinal bars, reckoned at 16 tons per square inch, and 
attributing the remainder of the effect to the spiralling. 

In Table No. 23 the results are given of this calculation made for the columns 
figuring in Table No. 22 (division 8, marked (1) to (12)), which fulfilled the conditions 
indicated by the Commission, and which did not buckle. The second horizontal 
row gives the increase in strength, after deducting the resistance of the non-rein- 
forced comparison columns, reckoned in tons per square inch of the equivalent longi- 
tudinal reinforcing bar, having the same volume as the whole of the metallic 
reinforcing. The lowest line gives the results when the equivalent longitudinal bar 
has the same volume as the spirals only, and when in addition to the resistance of the 
non-reinforced comparison columns, the resistance of the longitudinal reinforcement 
is also deducted. 

Table No. 23. 
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32-4 


260 


28-3 


36-2 


35-2 


28-6 


39-4 


35-6 


35-6 


33 


36-8 


40-0 


65-4 


360 


352 


45-4 


44-6 


32-4 


49-6 


43-8 


43-8 


49-5 


55-8 


57-8 



These figures complete the elements necessary for the design of compression 
pieces. 

The Commission pointed out that there is necessarily no hard-and-fast division 
between longitudinally reinforced columns and spiralled columns ; the two types 
merge into each other in their extreme examples, but that the rSle of longitudinal 
reinforcement is essentially different from that of transverse reinforcement, the 
former actually resisting the longitudinal stress, the latter simply helping the 
enclosed concrete to resist it. 

The Commission suggested values of m the coeflBcientof equivalence of the longi- 
tudinal reinforcement and, the concrete varying from 8 to 15. Similar values for 
m' would apply, as previously explained, to the lateral interties between the 
longitudinals, whilst for spiralling the values of m would vary from 8 to 32. In 
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every case stress was laid on the necessity for keeping the compression of the concrete 
within 62 per cent, of the resistance of non-reinforced concrete. 

Although in the later stages of the test of a reinforced column the spiralled 
core alone resists the whole load, it is not advisable, except under certain circum- 
stances, to complicate the calculations by relating the resistance to the area of the 
core instead of to the total area of the column. It might be advisable to do so 
when the ratio of the total section to the core differed from 140 or 150 to 100. 

So long as the ratio of length of a column to its least transverse dimension is 
not more than 20, no calculations relating to buckling need be made. 

When buckling miist be taken into account, either Euler's or Rankine's 
formula may be used. The former is rigorously applicable only to perfectly 
straight and symmetrical pieces, and for its application the modulus of elasticity 
for all the stresses concerned must be known. As the modulus of elasticity of 
concrete does not fall below 950 tons per square inch, the resistance to buckling 
of non-reinforced columns may be calculated, using that figure (see p. 17). 

For reinforced columns of the ordinary type the section As of metal may be 
replaced by a section mAs of concrete and Euler's formula applied, using the above- 
mentioned value for the modulus of elasticity, m having the values previously 
defined. 

In the case of a strongly spiralled column, where the stress that might be 
applied without fear of crushing approaches that at which the limit of elasticity 
rapidly diminishes, the question is rather more complicated. 

In Table No. 22 there is indicated the resistance attributed to the reinforce- 
ment, but in studying buckling the total resistance of each colunm has to be taken 
into account. This is given in division 4 of Table No. 24. 

It was pointed out on p. 74 that the resistance of the comparison columns 
varied from 2,090 lbs. to 3,440 lbs. per square inch. In order to render the 
figures comparable amongst themselves, it was necessary to correct the observed 
resistances to those which would have been obtained if the concrete had had a 
uniform resistance of 2,280 lbs. per square inch. 

In division 7 of Table No. 24 there is indicated the resistances to crushing, cal- 
culated by attributing to the concrete a resistance of 2,280 lbs. per square inch, 
together with a coefficient of equivalence of 15 for the longitudinal and 32 for the 
spiral reinforcements. 

Table No. 24. 
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2. 


8. 


4. 


6. 


6. 


7. 


Lengths 

of 
Columns. 


Percentage 
of Longi- 
tudinal 
Bars. 


Percentage 

of 

Spirals. 


Maximum Load 
Supported in lbs. 
per square Inch of 

Total bection. 


Corrected Loads 

tor Columns 
which Crushed. 


Corrected Loads 

fur Columns 
which Buckled. 


Calculated 

Crushing 

Resistances. 


Feet. 
6-56 
6-56 
6-56 
7-54 
8-53 
9-84 
13-12 
1312 


1-42 
1-42 
1-42 
115 
0-91 
0-69 
0-91 
0-91 


4-92 
3-49 
3-46 
2-58 
2 05 
1-64 
109 
113 


7,280—6,690 
7,035 6,510 
6,110 5,840 
6,270—5,830 
5,460—4,805 
4,270—4,223 
4,350 3,780 
4,080—3,880 


Lbs. per 
square inch. 

6,350 

5,570 
4,635 
4,135 
3,968 
3,550—4,070 


Lbs. per 
square inch. 

6,110 
5,870—6,170 
4,950—5,930 

5,220 

4,510 

3,-130 

3,810 


Lbs. per 
square inch. 

6,325 
5,290 
5,260 
4,550 
4,080 
3,690 
3,400 
3,370 
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In each case, with ouo exception, the crushing loads are in excess of those 
calculated. In the case where the crushing load was actually less than the cal- 
culated crushing load, the percentage of reinforcement was the greatest^ the 
longitudinals amounting to 1'42 per cent, and the spirals to 4*92 per cent. The 
draft regulations suggested by the Commission indicated that the ratio between 
the percentage of longitudinal reinforcement and spiral reinforcement should not 
fall below ^. In the column in question this condition was not observed, and, 
further, the pitch of the spirals (0*39 inch) did not allow of good raniming. 

It may be observed also, taking into account the general behaviour of the 
phenomena, rather than the anomalies, that the loads which have produced 
buckling, corrected as above described, are greater than the calculated resistances 
to crushing. 

If, thus, for a column having the same proportions and the same percentage 
reinforcement as one or other of the columns tested, the crushing resistance is 
calculated by the above method, using any given factor of safety from that point of 
view, then as regards buckling the factor of safety will be at least equal to that 
chosen against crushing. 

It will be the same in a greater degree for columns less reinforced than those 
the results of which are tabulated, since the modulus and the limit of elasticity on 
which depend the resistance to buckling diminish much less quickly with the 
percentage of metal than the resistance to crushing actual or calculated. 

For analogous reasons buckling precedes crushing for columns more strongly 
spiralled than those experimented on, but all risk is avoided if the load applied to 
a colimm is not allowed to exceed, however high the percentage reinforcement, the 
safe load for the column of the same proportions in the series of experiments in 
question. 

This limitation, although not quite logical, will not impose any undue restraint 
on constructors, because the percentage reinforcement chosen for the columns of 
various proportions was not arrived at by chance, but as the result of earlier 
experiment to determine the most efl&cient percentage for the columns of varying 
proportions. 

The most efficient percentage for the shorter columns was found to be 
about 3*5 per cent., and it is possible that for the slenderest column slightly 
greater resistances might be obtained by higher percentage reinforcement than 
1*09 or 1*13. 

The limits of load deduced from the experiments are given in Table No. 25 
and were determined as follows : — 

The ratios of length to least dimension were plotted as abscissae, and the load 
supported by the different columns as ordinates. The mean curve was traced by 
suggestions of the known forms of the curves of resistance to buckling. The 
ordinates of this curve divided by 4 gave the values appearing in Table 
No. 25. 

Table No. 25. 
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Maximniri working compression, 
lbs. per square inch. 


1,422 


1,266 


1,138 


995 


924 


853 
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To indicate the extent of the anomalies observed, it suffices to say that if 
instead of the mean values obtained by the curve, the actual extreme values had 
been taken account of, the factor of safety given by the above figures instead of 
being uniformly 4 would have varied from 3*5 to 4*8. 

The limits of pressure just indicated are suitable for concrete having a 
resistance of 2,275 lbs. per square inch when tested in short columns between 
the heads of an hydraulic press. 

Ck)lumns in buildings are under conditions at least as favourable when the 
members on which they rest as well as those they support, and to which they are 
strongly bound by the prolonged reinforcements, might be considered as exempt 
from angular displacements. When the loading in such cases is unsymmetrical, 
it will be observed that it is less than the maximum in view of which the 
column has been designed. 

To obtain data for designing a column which has to be subject to a bending 
moment, the amount of which it is impossible to calculate, such as that due to 
an eccentricity of the load, the Commission experimented on eccentrically loaded 
columns. They found that with columns reinforced with intertied longitudinal 
bars, when the load was applied at a point a quarter of the width of their bases 
from the centre, the maximum load which they carried was equal on the average to 
60 per cent, of the maximum load of columns squarely supported between the 
heads of the press. 

A spiralled column loaded at the outer edge of the middle third, but prevented 
from acquiring an inclination of more than 3*4 in 100 at the ends, conditions 
worse than any to be met with in practice, the resistance was not sensibly inferior 
to that of a similar column centrally loaded. 

The Commission concluded that it would be prudent to reduce the average load 
on columns which have not been calculated from the point of view of flexion to 
60, 70 or 80 per cent, of the load allowed for centrally loaded columns, according 
as the column is placed in the angles, the fa9ades or symmetrically under beams in 
structures. 

Members Subject to Compression and Bending. 

The Commission recommended for the design of such members the method 
which attributes to each element of the material a stress proportional to the 
product of its longitudinal deformation and its corresponding modulus of 
elasticity. 

We have previously seen that all longitudinal bars of metal might be replaced 
by cylinders of concrete of section m times greater than that of the metal, and 
that this coefficient of equivalence might receive the same value, whether it was 
applied to resistance or elasticity. These experimental results are equally 
applicable to bending or compression. 

Experiment proves that concrete is capable of greater shortenings without crush- 
ing in bent beams than in columns, so that the reinforcements in the former develop 
more fully the resistances of which they are capable, and there is no reason to 
suppose that even in slabs which support compression in conjunction with the 
bending of a beam are the values of the resistances less than in columns strongly 
reinforced. The maximum value of m should thus be applied to members under 
simple bending. 

On the other hand, it may be necessary to reduce the value of m if 
precautions are not taken to assure maximum efficiency to the longitudinal bars, 
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when the ratio of the compression produced by the longitudinal resultant of the 
exterior forces to that produced by the bending moment rises. 

It has been previously explained that the elastic effect of transverse reinforce- 
ments is small, and even although the resistance of a properly spiralled member 
is greats yet the modulus of elasticity at high stresses is low. There is 
consequently no reason to take account of the elastic effect of the transverse 
reinforcements in icembers subjected to bending, whilst the elastic effect of the 
longitudinals is fully accounted for by the equivalent increase of section of the 
concrete from the point of view of resistance. 

To simplify the calculations, the compressive stress in members subject to 
bending is taken as proportional to the deformation, and the tensions in the 
concrete are not taken account of. It is evident that the tensions should not be 
taken account of, because at the crossing of the minute cracks which cannot always 
be avoided, the whole load is taken by the reinforcements. In other respects the 
tensions of the concrete are not negligible, as they influence not only the deforma- 
tion of the neutral line, but its position in the cross section. It is established by 
experiment that within the limits of working stress, cracks have no sensible 
influence on the deformations of bent members or on the crushing of compressed 
members. From this point of view the concrete ought to be treated as if it produced 
everywhere the tension of which it was capable. 

When the tensions in a member subject to bending are not taken account of, 
the total calculated compression must be augmented to furnish the necessary 
moment of resistance, so that the calculated value of the maximiun compression is 
increased above what is really its actual value. The error is the greater the 
greater the proportion the tension omitted from the calculations bears to the 
tension value of the reinforcement — i.e., the error is the greater the lower the 
percentage of reinforcement. 

This error may to some extent be compensated for in the choice of the value 
of the ratio m. By increasing the value of m above its true value — i.e., by 
exaggerating the superiority of the elasticity of metal over that of concrete, the 
extensions calculated for the former are reduced and the shortenings calculated for 
the latter are increased. A greater cross-sectional area of concrete is thus required 
over which the compression component of the resisting moment is distributed. The 
result of using such an inflated value of m is virtually to lower in the beam the 
calculated position of the neutral axis, and to reduce the calculated value of the 
maximum compressive stress. The absolute values of the two kinds of contrary 
errors thus committed vary, if not proportionally, at least in the same sense : both 
are maxima in slabs and beams of rectangular sections and minima in beams of T 
section formed of a slab and rib. 

The error committed in neglecting the tensions of the concrete is less as the 
percentage of the reinforcement is increased, whilst the error resulting from the 
exaggeration of m is less as the ratio of thickness of slab to height of rib is 
reduced. These errors compensate in a sufilciently satisfactory manner in slabs 
and beams of whatever proportions. 

In fixing on 15 as the value of m, the ratio between the modulus of elasticity 
of steel to that of concrete in compression, the following considerations influenced 
the Commission : — 

The modulus of elasticity of concrete in compression varies from 1,020 tonsp>er 
square inch to 2,540 tons per square inch under light loads, the former applying 
to concrete gauged with excess of water and imperfectly rammed, the latter 
containing only the water necessary for its use and thoroughly rammed. 
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A high modulus of elasticity is generally accompanied hy a high resistance, and 
vice versd. 

It must be remembered that as the stress increases, the value of the modulus 
of elasticity is reduced, and, consequently, the lowest value which can be met 
with under working circumstances must be used. This has been taken as 933 tons 
per square inch, and as the modulus of elasticity of the steel generally used is about 
14,000 tons per square inch, the value of m is 15. The value of the compressive 
stress to be allowed in the concrete is closely related to the value of m. The 
higher the value of m chosen, the lower the compressive stress which ought to be 
reckoned on. 

Adhesion of the Concrete to the HetaL 

Assuming, according to the elementary theory of perfectly elastic bodies, that 
the tendency to slip at any section is proportional to the shearing stress on that 
section, the resistance offered to the slipping of the longitudinal reinforcements 
has been calculated, in the beams of the first series which failed in that way, at 
from 170 to 213 lbs. per square inch of the area of contact. In many existing 
works the same mode of calculation indicates values as high as 142 lbs. per square 
inch as the measure of the tendency to slip. 

The Commission carefully considered the question whether common practice in 
this respect ought to be modified, keeping in view the difficulty of doing so without 
largely increasing the cost or hindering the ramming. 

Experiment showed that in the relative slipping of the reinforcement and the 
concrete, as in the other deformations of reinforced concrete, a gradual diminution 
in the modulus of elasticity took place as the stress was augmented, and after the 
real elastic adhesion was destroyed, the frictional resistance to slipping was still 
considerable. 

In the second series of bending tests it was found that with beams similar 
in all respects to those of the first series, but supported about 1 foot 4 inches 
from one end instead of about 4 inches as in the first series, failure did not take 
place by slipping of the reinforcements. This fact is explained by the additional 
resistance to slipping which the reinforcements obtained from the part beyond the 
supports. According to theory, however, the shearing stress was zero there, 
and in consequence there should have been no additional resistance to slipping 
obtainable from this part. 

To investigate this point, the longitudinal slipping was measured in two places, 
one between the support and the load when the shear and presumably the 
tendency to slip was maximum and constant, the other in the projection beyond the 
support when the shear was everywhere zero. It was found that, up to a certain 
limit, the observed facts agreed with the theory. The slipping was zero outside 
the supports, but between the load and the support it had quite an appreciable 
value, which varied with the load. Beyond a certain value, slipping occurred 
throughout. 

These facts led to the following conclusions : — 

So long as the elasticity as regards slipping is intact, the hypothesis that the 
slipping forces are proportional to the shearing forces is nearly correct. When, how- 
ever, the elasticity has been reduced or broken down at a part, the slipping spreads 
itself over the whole length of the reinforcement, and equilibrium is established with 
the maxima stresses sensibly inferior to those indicated by the formula. This would 
explain the phenomena observed in the experiments, and this interpretation may be 
exhibited graphically by Fig. 27 for the case of a beam with a concentrated load or 
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with a distributed load. The ordinates of the full straight line represent the shear 
at the various sections in the half span, those of the dotted curved line the slipping 
stress at these sections, and in the part of the beam overiianging the support. 

These considerations have led the Commission to the view that a low unital 
stress should be adopted for slipping where no additional resistance can be given ; 
but where additional resistance to slipping is obtainable, while its exact calculation 
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may not be possible, some allowance should be made by increasing the stress 
allowed. 

Transverse Eeinforcement of Members subject to Bending. 

In ribbed beams transverse reinforcements, either alone or with the help of 
longitudinal tension reinforcement raised up towards the ends calculated to resist 
the shear, are generally uned, whilst in slabs where the ratio of the depth to span 
is not excessive no transverse reinforcements are generally employed. 

The Commission thinks the practice justified for the following reasons : — 
The ribs are generally executed several days before the slabs, and unless great 
care is exercised, and even then, the junction between the two portions forms a decided 
plane of weakness, and slipping can only be prevented by reinforcements passing 
across this plane. These reinforcements should be capable of resisting the whole 
of the tendency to slip on that plane, and consequently they must be able to resist 
the shearing force. 
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On the other hand, Blabs are usually put in in one operation, and it is thus only 
from the point of view of rupture across the full concrete that their resistance to 
shear ought to be assured. 

So long as it is not fissured concrete resists shearing, and when the reinforcement 
is less than 1 per cent., a stress of 65 lbs. per square inch may be resisted. The 
resistance of intact slabs is thus generally assured by the concrete alone. The 
experimental slabs loaded to destruction perished not by oblique shearing, but by 
elongation of the reinforcements and crushing of the concrete. The beam P, on p. 36, 
without transverse reinforcements continued to resist shear after the formation of 
oblique fissures cutting across more than five-sixths of the section. The shearing force 
could only have been equilibrated in the planes of the cracks by the transverse 
resistance of the longitudinal reinforcements, and by a kind of friction developed in 
the particles of the compressed concrete remaining in contact in the prolongation of 
the fissures. 

In this connection it may be pointed out that the resistance longitudinal reinforce- 
ments present to shearing, vertical or oblique, is always superior to the shearing 
efibrt, and that except in beams carrying all the load concentrated in a single point, 
the tension of the reinforcements diminishes as the shearing effort increases to such 
an extent that there remains sufficient free resistance in the metal to resist the 
shear. 

The longitudinal reinforcements are thus almost always sufficient to prevent 
rupture on oblique planes in beams of whatever dimensions if the solidity of the 
enveloping concrete is assured. The danger of the concrete itself breaking up is 
less when the percentage reinforcement is low, and when it is split into as many 
bars as possible. 

Slabs are thus well conditioned from both these points of view, and it is not 
generally necessary to employ transverse reinforcements, the number and weakness 
of temporary fixing of which, render ramming difficult. If, however, the ratio of 
depth to span is great, and consequently the longitudinal reinforcements small in 
respect to the shearing effort, there should be added transverse reinforcements 
calculated to resist the shearing effort with the help of the concrete and the 
longitudinal reinforcements. 

Empirical FormalsB. 

The Commission recognised the necessity, in structures where the calculation 
of the dimensions from a purely theoretical basis would be too complicated for 
practical purposes, of the use of empirical expressions. The following observations 
were made regarding the basis on which such expressions should rest so as not to 
be irrational or to conflict with known facts. 

In a structure of ribs and slabs, the ribs impose almost completely their 
longitudinal deformations on the contiguous portions of the slabs they support, 
the effect dying out with distance from the rib. 

It is covnenient, as previously described, to allow that for a fixed width on 
both sides of each rib the slab is completely solid with it from the point of 
view of bending, the solidarity ceasing abruptly outside this width. 

In the case of highly concentrated loads, such as a wheel load, the pressure 
is transmitted not only vertically but obliquely, forming a kind of cone, the 
base of which has greater dimensions the greater the total thickness of causeway, 
filling and slab. The unloaded parts outside this imaginary conical zone participate 
in the support of the latter, and the deformation extends transversely the greater 
the span of the slab. Any expression for the distribution of such a load ought 
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thus to contain as variables the combined thicknesses of causeway, filling and slab 
and the span of the latter. The coefficients should be determined by the analysis 
of experimental results, and so as to give results conform to successful practice. 

In the case of slabs carried by two sets of beams at right angles, the 
problem, analogous to that of a plate supported or fixed along all four sides, is 
complicated by the heterogeneity of the material. Any expression used should give 
the results as for ordinary beams when the spans are infinitely different, and when 
they are equal should give results agreeing with successful practice. 

In considering the division of the loads between parallel beams, it is not possible 
to do more than keep in view the principle of the solidarity of the main beams, the 
secondary beams and the slabs, which can only be applied by reference to experi- 
ments on analogous works. 

Tests. 

The importance of rapid tests by rolling load has been drawn attention to in 
the regulations, as the deformations resulting from variations of temperature during 
tests of longer duration are frequently of the same order as those produced by dead 
loads. 



CHAPTER VII 
RESUME OF Notes Presented by M. Consid^re 

A. Tension Tests on Prisms of Eeinforced Concrete. • 

The description and particulars of the tests are given in Chapter IV., 5, p. 23, 
and the results are exhibited graphically in Fig. 28, p. 92. 

Precautions were taken to prevent any twisting of the test pieces, and the 
measurements taken showed that they were successful, consequently the variations 
produced by the loading and unloading give reliable information. 

In the test pieces the area of the concrete was 15*5 square inches and the area 
of the metal 0*175 square inch, and its modulus of elasticity 29*1 X 10^ lbs. per 
square inch. 

An elongation dlin the prism, which produces the total augmentation of tension 
d Ty produces in the reinforcement an algebraical augmentation of tension dt^ equal 
to 0? ^ X 0175 X 291 X 10^ lbs., and the difference d T — dt^is the increase in 
the tension in the concrete which the elongation has produced. To deduce from 
the variations of tension thus determined the absolute tensions of the concrete 
or the steel, it is necessary to know the reciprocal and equal reactions between 
the associated materials at the beginning or the end of the period during which the 
variations have been studied. 

The twenty-fifth and last unloading of an experimental prism (No. 3 prism), during 
which the total tension was reduced from 3,945 lbs. to 441 lbs., the minimum 
load necessary to keep the whole apparatus taut, may be taken as an example. 

The point where the pencil stopped is indicated on Fig. 28 by the letter A, and 
if the irregularities due to the apparatus are overlooked, it is seen that the curve 
of unloading differs little from a straight line, so that without appreciable error it may 
be taken that if the unloadin*^ had been finished, the curve of unloading would 
have been a straight line terminating at B, 

To determine the reciprocal reactions between the concrete and the reinforce- 
ment, the length of one of the reinforcements, the ends of which projected beyond 
the ends of the prism, was measured. The concrete overlying this reinforce- 
ment was then very carefully removed, and the reinforcement slackened in its bed, 
but without destroying the latter, so as to conserve the curves which would influence 
its length. The increase in length was found to be '00433 inch on a length of 
55*12 inches. The contraction which the adhesion between the concrete and the 
reinforcement had imposed on the latter even after twenty-five applications of a 
load of 3,945 lbs. was thus 0*008 per cent. 

To completely annul the compression which the contraction of the concrete 
had imposed on the reinforcement, it would have been necessary to have increased 
the length of the prism by 0*008 per cent. ; that is, to take it to the point marked 
C on the diagram. If through this point of equilibrium of the reinforce- 
ments a straight line FF' is drawn having an inclination to the horizontal of 
0175 X 29*1 X 10^ to 1, then each vertical intercept between FF' and 00' 
represents algebraically the tension in the reinforcement at that phase. 
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The tension produced by the concrete at any deformation is measured by the 
intercept between the deformation curve and the line FF\ 
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Since the prisms were made of the same materials with equal care and by the 
same workmen, it might be allowed without sensible error that the line FF* has 
the same relation to the origin of the four deformation curves. 
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The following inferences can be drawn from the four graphs : — 

1°. Initial State. 

To obtain the true origin the deformation curve must be continued back to the 
zero load-line at the inclination it has immediately above the 440 lbs. load-line. 
The intercept OD measures the tension in the concrete due to its being prevented 
by the adhesion of the reinforcements from taking its full contraction. This 
tension amounts to 1,146 lbs., or about 74 lbs. per square inch. The compression 
in the reinforcements due to the same cause is 1,146 lbs., or 6,540 lbs. per square 

inch. This compression in the metal corresponds to a strain of ' ^ts > **^'> 

of 2-25 X 10-S or 0*000225, or a shortening of 0*0225 per cent. 

2°. Elongation without Cracking oj the Concrete, 

Prism No. 1 underwent an elongation of 0*135 per cent, before the first crack 
was apparent to the eye. Prism No. 2 underwent a maximum elongation of 
0*061 per cent, with repetitions of smaller elongations, without apparent injury. 
The reinforcements were removed, and it was not till almost the end of the operation 
of cutting out that a crack was observed which cut the prism into two parts 29 and 
10 inches long respectively. The operators thought that this crack was the result 
of the cutting out of the reinforcement. 

Non-reinforced concrete of the same quality as the above prism does not appear 
to undergo without breaking an elongation of more than 0*008 per cent., or about 
one-eighth of the elongation undergone by prism No. 2 without breaking. The two 
portions of this prism were subjected to bending, and gave tension resistances 
calculated by the usual formulse of 125 and 133 lbs. per square inch, figures which 
are not far removed from the initial tension resistance of the concrete employed, 
and which had not been previously stressed. 

Reinforced concrete should thus take without breaking, and at the same time 
conserving a large part of its resistance, elongations much superior to those 
demanded of it in structures ; but it is also evident that cracks might in certain 
places be present beforehand or develop during loading of which it will be 
necessary to take account in the calculations of resistance. 

3^. Law of Deformation oj Reinforced Concrete, 

Measuring from the different graphs the tension produced by the concrete, which 
is indicated by the intercept between the graph and the line FF\ we find that for 
elongations of 0*004 per cent, 0*02 per cent, 0*06 per cent, to 0*135 per cent, the 
tensions in the concrete were 170, 213 to 242 and 200 to 185 lbs. per square inch* 

During the elastic period, corresponding to an elongation of less than 0*004 per 
cent, the tension had values growing regularly till a limit of 170 lbs. per square 
inch had been reached, which would be the limit of the resistance to tension if there 
were no reinforcement. 

As the elongation increases from 0*004 per cent, to 0*02 per cent, the tension 
increases till it exceeds from 30 to 40 per cent, the resistance to tension of non- 
reinforced concreta This increase disappears on further increasing the elongation 
to 0*06 per cent, approximately, and afterwards the tension remains constant and at 
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the value of the resistance of non-reinforced concrete until a much greater elongation, 
about 0'135 per cent., was realised. 

If for simplicity the temporary increase of resistance above referred to is 
neglected, it might be said that the modulus of elasticity of reinforced concrete is 
the same as that of non-reinforced concrete, so long as the applied stress does not 
exceed the resistance to tension of the latter. When that tension is exceeded the 
modulus of elasticity is reduced to zero, and in the places where there are no 
cracks the help it gives to the reinforcements is not zero but constant. The 
variations of tension in the reinforcements during this period are equal to the 
total variations of tension in the prism, since the resistance of the concrete 
remains sensibly constant. They are equal to the product of the variations of 
their lengths by the coefficient of elasticity of the metal, and might thus be 
calculated whether there are cracks in the concrete or not. 

4^. Loading and Unloading, 

As will be observed from Fig. 28, the unloading curve is very different from 
the curve of first loading. It is almost rectilinear, and presents inclinations 
slightly greater at the ends than elsewhere. 

The curve of reloading differs little from that of unloading ; the slight curva- 
tures at the ends are in opposite directions. The mean modulus of elasticity is the 
inclination of a straight line through the extreme ends of these lines, and the 
greater the previous elongation the lower the value of the mean modulus. 

5®. Effects of Tension on the Resistance and Elasticity of Concrete to Compression. 

In some structures, e.g., arches, the concrete might be submitted alternatively 
to tensions and to compressions, and it is important to know the influence that 
elongations exceeding the elastic limit exercise on the properties of the concrete 
from the point of view of compression. 

A portion of prism No. 1, which had undergone the considerable elongation 
of 0*0135 per cent., was submitted to compression. It was found that its resibtance 
to compression, which before the tension stress was applied was between 1,800 and 
2,000 lbs. per square inch, had fallen to between 1,570 and 1,650 lbs. per square 
inch. The modulus of elasticity was reduced from' 1,900 tons per square inch 
to 950 tons per square inch. 

These results are reassuring, because the diminutions of resistance and elasticity 
in question, of which the former is small and the second presents no danger, except 
from the point of view of buckling, w^ere produced by an elongation five to eight 
times greater than that experienced in structures. 

6°. Effect of Repetition of Loading, 

Prism No. 3 was submitted to the application, repeated twenty-five times, of a 
tension of 3,950 lbs., and it was observed that towards the end of the experiments 
the deformations no longer sensibly increased. By the method already described of 
measuring the ordinates from the graph to the line FF', it is observed that the 
tension in the concrete is reduced from 235 to 185 lbs. per square inch — i.e., to 
80 per cent, of its initial value. 

The tests made at Quimper showed that the final value was reduced to 0'70 of 
the initial value after many thousand repetitions. 
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7° Final State after Unloading. 

This state ought to be considered from two points of view, of which the first 
throws light on the second : — 

1°. The reciprocal reactions of the concrete and the metal. 

2^. The final deformations of the metal. 

In order to determine by means of the graph of prism No. 3 the state of interior 
equilibrium which complete unloading would produce, the curve of unloading ff A 
must be continued to B, The intercept between B and FF' gives the tension in 
the concrete, which divided by the area of the reinforcements gives the unital 
compression in the latter. 

It is evident that even after elongations of 0'03 to 0*04 per cent, the reinforce- 
ments still retained a small amount of the initial compression imposed on them by 
the concrete. 

In prism No. 2, after an elongation of 0-061 per cent., the original interior 
stresses were annulled, and stresses of a contrary sense and of small amount were 
produced. 

In prism No. 1 the interior state of equilibrium was determined by measuring 
one of the reinforcements which projected beyond the ends of the prism, then 
releasing it from the concrete and measuring it again. The shortening observed 
was 0*01 per cent. It follows that after this prism had undergone the considerable 
elongation of 0*135 per cent., the original compression in the reinforcements was 
replaced by a tension of O'Ol X 100 X 29-1 X 10«— i.e., 2,910 lbs. per square 
inch — which equilibrated a compression of 33 lbs. per square inch in the concrete. 

The inference from these results is that the interior reactions produced by the 
contraction of the concrete are reduced by the effect of the deformations, and may 
even be replaced by reactions of a contrary sense when the elongations exceeded a 
limit of from 0*05 per cent, and 0*06 per cent, which is greater than the elongations 
met with in actual structures. 

This fact agrees with the alteration of the elasticity of concrete by large 
elongations. It is, of course, in virtue of its elasticity that concrete reacts against 
the reinforcements either in tension or compression, and it follows when this 
elasticity is reduced the property previously possessed by the concrete of imposing 
stresses on the reinforcements is diminished or lost. 

It is evident that, since the effects of large but not excessive tensions is to 
allow the reinforcements to return to their normal length, the contraction of con- 
crete kept in air imposes strains of the same order on the reinforcements as the 
external tensions. 

Where the concrete has been immersed in water, the deformations due to the 
contraction of the concrete are much less than when the concrete is kept in air. 

The Quimper experiments confirm the above facts. It may be mentioned that 
the average reinforced concrete used in construction is not submitted to elongations 
greater than from 0*015 to 0*030 per cent. 

B. Bending Ezperiments in large Keinforced Concrete Beams. 

All the beams considered here are 13*12 feet long, 15*75 inches deep and 7-87 
inches wide. The rdsvmii of the methods and results of the experiments are given 
in Chapter VI., section 9, on pp. 30 — 41, and only the main features of the results 
and the deductions from them are considered here. 
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P. Initial State. 

The contraction of the reinforcing bars, 0*874 inch diameter, was observed 
during the setting of the concrete by measuring the over-all length of one of the 
reinforcements from time to time. The reinforcement showed a progressive 
shortening averaging 0*0264 per cent, on the length of the bar, and since the 
contraction at the ends was necessarily zero, the maximum shortening which would 
occur at the middle would not be less than 0'031 per cent. Further contraction 
took place after these results were recorded, so that it is probable that the shorten- 
ing of the reinforcement exceeded considerably 0*031 per cent, at the middle of 
the span when the tests were made. 

As a check this figure was also arrived at by an entirely different method. 
The permanent elongation sustained, by the reinforcement during the test was 
measured, and was found to be 0*015 per cent, at the centre of the span. The 
reinforcement was freed from the concrete and a further elongation of 0*033 per 
cent, was recorded, making a total of 0*048 per cent, in the middle part of the beam. 
Thus, making allowance for unavoidable inaccuracies, it is concluded that for 
concrete of these proportions the contraction due to setting in the middle part of a 
beam reinforced as described would be from 0*035 per cent, to 0*040 per cent. ; and 
if the metal had a modulus of elasticity of 31*3 X 10^ lbs. per square inch, a 
compressive stress of about 11,000 lbs., or about 5 tons per square inch, would be 
produced. 

This figure is much greater than that found for the stress in the tension test 
pieces. The difference is partly due to the greater dimensions of the beam and 
partly to the better quality of the concrete. It is evident, of course, that the 
tension a concrete might exercise in setting would be proportional to its resist- 
ance. 

2°. Deformation of Plane Sections, 

Four beams were studied from this point of view, two without visible fissures 
and two having the tension part of the beam cut through by the interposition of 
a double sheet of tin foil. 

In all the beams, slit or otherwise, the indications of the apparatuses 
measuring the deformations of the concrete gave, when plotted on a diagram, 
almost rigorously straight lines, conformably to the hypothesis of the conserva- 
tion of plane sections during bending. 

In the beams not slit, the elongations of the reinforcements agreed also almost 
rigorously with the same hypothesis ; that is to say, were sensibly equal to those of 
the layers of concrete at the same distance from the neutral axis of the beam as 
the reinforcement. 

It was otherwise, however, for the slit beam, where it was found that slipping of 
the reinforcements was taking place towards the middle of the span, and gradually 
increasing with increasing bending moment. In the part of the beam under 
observation, owing to the method of applying the loads, there were no shearing 
stresses. 

The observations made showed very considerable warping in different parts 
of the beam. 

3°. Position of the Nevi^ral Axis. 

It is important to compare the observed positions of the neutral axis with those 
given by the formulse based on the hypothesis of the conservation of plane sections, 
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and on the application to flexion of the laws of deformation of reinforced 
concrete. 

From the tension tests previously dealt with it is observed that the deformation 
of concrete in tension presents two phases separated by a short transition period. 

In the first, which corresponds to very small elongations, the concrete behaves 
as a perfectly elastic body. In beams reinforced only on the tension side, such as 
those under consideration, the neutral axis ought to be situated a little above the 
middle of the height, in virtue of the superiority of the elasticity of the metal over 
that of the concrete which it replaces. 

In the second phase, the tension of the stretched concrete remains constant. 
The position of the neutral axis corresponding to the additional deformations 
produced during this phase ought thus to be the same as if the tension of the 
concrete was zero. 

It is given by the formula : ^ 

x=l +n - V{1 +n)a— 1. 

. distance from centre of tension reinforcement to neutral axis 

X IS -, : 



when 



A, the distance from centre of reinforcements to the upper surface of the 
beam ; 



^ 



m7v 



bh ' 

6, the width of the beam ; 
w\ the section of the tension reinforcements ; 

, modulus of elasticity of tension reinforcement 

modulus of elasticity of concrete in compression 
To calculate the position of the neutral axis in the beams experimented on, it 
is necessary to introduce the value of m appropriate to the concrete employed. 

The mean value of the modulus of elasticity of a test prism made of the same 
concrete was equal to 3*41 X 10^ lbs. per inch^ when the compression was between 
570 and 1,420 lbs. per square inch, as these were stresses approximately marking 
the second phase of the bending in question. The modulus of elasticity of the steel 
was known to be 32*5 X 10^ lbs. per squai-e inch, m therefore had the value 9'5, 
Table No. 26 affords a comparison of the positions of the neutral axis as observed 
and as calculated for the various percentages and for the variations of bending 
moment set out in the Table. 

Table No. 26. 



2 Reference 

Iptf pr 


Percentage of 
Metal. 


Variations of the Bending 
Moment. 


Distance from the Neutral Axis to 
the Centres of the Reinforcement y. 




Actual 


Calculated. 


G. 
F. 
A.B. 

CD. (slit) 


0-50 
0-98 
1-94 
314 


Foot- tons. 
7-56 to 1305 
7-56 to 14-90 
7-56 to 16-73 
8-83 to 19-40 


Inches. 

10-709 
9-134 
7-795 
6-614 


Inches. 

10-630 
9-410 
7-953 
6-772 



I This formula applies where there are tension reinforcements only. 
8 See Table No. 12, pp. 32, 38, for particulars of beams. 
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It is seen that the results of experiment accord closely with the values calcu- 
lated according to the hypothesis of the conservation of plane sections applied to 
the phase in which the tension is zero, and that even for a beam cut by a 
transverse fissure and notwithstanding the slipping of the reinforcements. 

4°» Law of Deformation of Reinforced Concrete. 

Table No. 27 shows the results of some calculations made on one of the beams 
to verify the law of deformation obtained by the direct tension tests. 

The bending moments applied to the beam are given in column 1. The 
elongations of one of the reinforcements, which were measured directly and 
without possibility of error, are given in column 2 ; in column 3 the unital stress 
obtained by multiplying the observed strain by the modulus of elasticity of the 
metal, 32*4 X 10^ lbs. per square inch ; and in column 4 the total tension supplied 
by the reinforcements, the area of which was 2*4 sq. ins. In column 5 the distance 
from the centre of the reinforcements to the centre of compression, determined 
from the calculated position of the neutral axis, is given. In column 6 the 
moments of resistance obtained by multiplying the figures of colimin 4 by those 
of column 5 are given. 

By subtracting the moment of resistance due to the reinforcement from the total 
applied bending moment, the moment of resistance due to the tensions in the 
concrete is obtained. These are given in column 7. 



Table No. 27, 



1 


2. 


3. 


4. 


5. 


6. 


7. 


Total 

Applied 

Bending 

Moments. 

(Foot- tons.) 


Percentage 

Elongation of 

Reinforcement. 


Variations of Tension of 
the Reinforcement. 


Lever Arm. 
Ins. 


Variations of Moment 
of Resistance. 


Tons per 
Square Inch. 


Total Tons. 


Due to 
Metal. 


Due to 

Concrete 

in Tension. 


3-43 

7-09 
12-60 

18-08 


0-00365 
001030 
0-02725 
004350 


0-53 
1-49 
3-95 
610 


1-26 

3-59 

9-47 

14-63 


11-496 
11-811 
12-126 
12-165 


Foot- tons. 

1-21 

3-54 

9-58 

14-85 


Foot-tons. 
2-22 
3-56 
303 
3-24 



Similar results were found in the cases of the other beams tested. 

It will be observed that the moment of resistance produced by the stretched 
concrete increases at first very rapidly so long as the deformation is small. After 
attaining a maximum value it diminishes slightly, and thereafter remains sensibly 
constant. These facts agree well with the inferences drawn from the direct tension 
tests. In bending, there is not observed immediately beyond the limit of elasticity 
the transient augmentation of resistance noticed in the direct tension tests. This is 
explained by the fact that the various layers of concrete in tension are not equally 
elongated at the same instant ; in fact, most of the layers are not stressed at all 
beyond the tension at which the modulus of elasticity becomes constant. 



ANALYSIS OF BENDING EXPERIMENTS 99 

The final moment of resistance of 3*24 foot- tons supplied by the concrete 
corresponds to a tension of about 135 lbs. per square inch. This is the increase in 
tension caused by the mechanical test, and is additional to the initial tension 
resulting from the presence of the reinforcements. This latter tension might be 
put at 213 lbs. per square inch. Thus the total tension of the concrete during 
bending after the limit of elasticity had been passed would be about 350 lbs. 
per square inch, and would be constant at this figure. 

5°. Adhesion and Slipping of the Beinforcements, 

From the experiments of the Commission this very conspicuous fact emerges, 
that the extremities of the reinforcements are not sensibly displaced relatively to 
the concrete before the adhesion had been completely destroyed elsewhere, and also 
that in the neighbourhood of the application of concentrated loads there were 
important relative displacements. 

Three different phases of the phenomenon united by short periods of transition 
were clearly marked in the bending experiments recorded on pp. 32, 38. 

In the first, which extended to a bending moment of about 1 1 '30 foot-tons and 
to a slipping of the reinforcement of 0*00113 per cent., the displacement of the 
reinforcement was small and increased proportionately to the load. 

In the second phase, comprised between bending moments of 18 and 29 foot- 
tons and between slippings of 0*004 per cent, and 0*012 per cent., the slip- 
pings still increased proportionately to the load, but with a progression six or seven 
times more rapid than in the first phase. 

Between these two phases of rectilinear displacement there is a curve of tran- 
sition. In the third phase, which immediately preceded the failure of the beam 
by the destruction of the adhesion between the reinforcements and the concrete, 
the adhesion seems to have gradually disappeared outwards from the point of 
maximum stress over the whole length of the reinforcements. 

Omitting this last period of doubtful and complex nature, it was found that at 
the end of the second phase the reinforcement had slipped 0*012 percent, relatively 
to the concrete which surrounded it. 

The deformation of the concrete was necessarily the greater as the reinforce- 
ment was approached, and from closely approximate calculations the maximum 
slipping of the concrete in contact with the reinforcement was about 0*6 
per cent. 

This high figure, which would have been rejected A priori as inadmissible 
before knowing the laws of the deformation of the concrete, appears within the 
bounds of probability, since it is known that concrete might without breaking 
undergo elongations greater than 0*2 per cent, when submitted to tensions or 
shortenings of 2 or 3 per cent, when spiralled and compressed. 

This property which concrete possesses of slipping without breaking, appears to 
play an important role in reinforced pieces of permitting the distribution over great 
lengths of intense shearing stresses, which tend to be produced on certain points in 
the neighbourhood of concentrated loads. 

In a beam on which the bending moment was increased till cracking commenced, 
then removed and re-applied thirty-nine times, it was found that, although the 
elongations and contractions of the concrete ceased to grow, the slipping was 
progressive. The load imposed on the adhesion of the concrete to the reinforce- 
ments in these repeated loadings thus exceeded the limit of elasticity, and eveu^ 
it seemed, that of stability, although the bending moment was only half that of 

H 2 
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the moment \^hich on its first application determined the slipping of the reinforce- 
ment in another identical beam. 

Considered by itself, this fact is rather disquieting ; but it is known from other 
sources that beams in which the adhesion has been highly stressed have supported 
a great number of repetitions of bending moments without the deterioration or 
deformation growing indefinitely. A prism tested at Quimper underwent more 
than 132,000 repetitions of a load which stressed the adhesion highly. 

It would seem that the maximum stress imposed on adhesion by the application 
of a concentrated load is at first localised, and that it gradually propagates itself 
along the reinforcement till at no place its value exceeds what the concrete can 
carry without the slipping progressing indefinitely. Further experimental informa- 
tion however is required on this point. 

In those beams tested up to the point at which slipping took place, an attempt 
was made to obtain information regarding the resistance opposed to the slipping 
of the reinforcement in bent pieces, but only indications without scientific precision 
are obtainable. In fact, the law of the distribution of the slipping stresses was 
ignored on the length of the reinforcements, and consequently no account was 
taken of the maximum values the stresses attained in the most highly stressed 
places. It was thus a purely conventional mode of calculation, to the results of 
which no scientific value is attributable, but which may be useful for the checking 
of design and the interpretation of the results of experiments. 

If the concrete produced no tension, one of the components of the resisting 
couple would be furnished solely by the reinforcements, and the slipping tendency 
of the tension reinforcements would be at each point proportional to the shearing 
effort. In the beams experimented on as the loads were concentrated at about 
3 feet from the abutments, the shear was constant between the point of appli- 
cation of the load and the abutment, and the total slipping tendency was thus 
equal to the maximum tension in the reinforcement, so that the slipping stress 
per unit area of the surface of the reinforcements was easily arrived at. 

In this way a resistance to slipping of 185 lbs. per square inch was found for 
the beam with four bars each 0*874 inch diameter, and 213 lbs. per square inch 
for the beam with two bars each 1*57 inches diameter. In both cases the reinforce- 
ments were placed in the folds of vertical sheet-iron stirrups. An examination of 
the cracks led in both cases to the view that the displacement of the reinforce- 
ments may not have taken place by the failure of the resistance to slipping 
properly so called, but by the dislocation of the bed of concrete covering the 
reinforcements. 

From experiments made by M. Mesnager on the tearing and driving of rods 
from cubes of concrete, values of from 190 to 235 lbs. per square inch were 
obtained, cracking of the concrete preceding or accompanying failure by slipping. 

These facts show clearly that the values obtained by experimenting with rods 
buried in very large blocks of concrete which have shown resistances as high as 
640 lbs. per square inch cannot be applied to the case of slipping in ordinary 
reinforced concrete where the section of concrete used is never large enough to 
prevent cracking before slipping. 

6^. Injiuence of Fissures on the JReststance of the Compression Areas. 

In order to determine whether the hamstringing that takes place in beams 
does not provoke the premature crushing of the concrete, two beams were manu- 
factured with an artificial fissure extending across 65 per cent, of the section. 
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With a view to causing rupture by crushing of the concrete, the reinforcement 
consisted of two 1*57 inches diameter rods, giving the abnormal percentage of 3*14. 

The beams, however, collapsed by the slipping of the reinforcements, and the 
only inference that could be drawn was that the compression in the concrete at the 
moment of collapse was not the maximum compression that might have been 
resisted. Assuming all the tension required was furnished by the reinforcements, 
the mean compression on the compression area was about 1,250 lbs. per square inch. 
If the elasticity had remained constant, and consequently the distribution of stress 
linear, the maximum intensity of stress would have been 2,500 lbs. per square inch. 
The elasticity, however, is reduced, but nevertheless the maximum stress should not 
be evaluated at less than 1,850 lbs. per square inch. 

The resistance to direct crushing of blocks of the same concrete not reinforced 
did not exceed 2,000 lbs. per square inch. It would seem, therefore, that the 
fissuring which occurs in the sagging of bent prisms does not hasten in an 
appreciable manner the crushing of the part ' of the concrete subject to 
compression. 

This fact is perhaps explained by the ductility that concrete presents from the 
point of view of slipping, and by the help derived by the compressed areas from 
the increased resistance to transverse swelling which precedes crushing. 

C. Effects of Transverse Reinforcements. 

1**. Bending Experiments, 

The opinion has been expressed that in consequence of the inequality of the 
limits of elasticity which concrete presents after it has been submitted to tension 
or to compression, shear ought to produce a transverse swelling which would put 
a tensile stress on the vertical reinforcements, and thereby allow them to 
produce a useful effect in resisting the shear of the concrete. 

In order to obtain information on this question the experimental method was 
resorted to. Measuring apparatuses were placed vertically on the lateral faces of 
two of the beams, with the usual vertical reinforcements. In one case the swelling 
was only 0*005 per cent, which represented a mean stress in the stirrups of about 
0*6 ton per square inch. In another, in which failure took place by shearing, the 
swelling did not exceed O'Ol per cent, before the appearance of cracks, which 
indicates at the most a tension of 1*4 tons per square inch of the vertical 
reinforcements. 

The measuring apparatuses were placed in vertical planes equally distant from 
the support and the point of application of the load, where the beam resisted both 
the maximum shear and a considerable bending moment In the height of the 
beam on which measurements were made, there was comprised both tension and 
compression Areas, so that the variation ascertained in the total height wotild 
result from the superposition of the effects of shearing in the whole section on 
the vertical contraction in the tension area, and on the vertical swelling on the 
compression area. It is thus certain that if the resultant vertical deformation in 
the whole depth of the beam was a swelling in the tension area, it was much less 
than the mean, consequently the help derived from the tension in the stirrups in this 
portion must have been very small. On the other hand, the vertical reinforce- 
ments have been able to furnish really important tensions in the compression areas, 
and consequently assist the lateral strength of the concrete. 

When one recalls that it is in the tension area that oblique cracking due to 
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shear commenceB, and that it is the longitudinal reinforcements which resist 
slipping, one is led to the conclusion that so long as the concrete is not cracked 
the stirrups hardly act by tension. 

Theoretical considerations indicate that so long as the limit of elasticity is not 
passed, these stirrups hardly assist the shear, but the action thereafter assumes a 
great importance ; in fact, well-placed stirrups may prevent the ruin of a structure 
after the concrete is completely cracked. 

2®. Torsion Experiments, 

The experiments above referred to attempted to elucidate directly the rdle of 
the transverse reinforcements in bent pieces, but no information was obtainable 
from them on the characteristic eflfects of pure shear. To this end M. Mesiiager 
devised the torsion tests described on p. 27. 

It was established that under a moment of torsion equal to one-half the breaking 
moment the elongation of the reinforcements was only such as produced a stress of 
about 0*60 ton per square inch, and although it is the case that shearing produces 
a lateral swelling of the concrete, it is so slight as to merit attention only under 
very heavy loads. 

The vertical deformations produced by shearing add themselves to those 
resulting from the swelling of the concrete in the compression areas, and in 
consequence the reinforcements perpendicular to the axis there give tensions which 
increase the resistance to shear and to compression. 

In the tension areas the transverse variations in volume produced by shear and 
by bending oppose each other, the effect of the former predominating at the 
supports, and of the latter at the places where the bending moment is a maximum. 



D. Resistance of Reinforcements to Shear. 

It is known that in imperfectly supervised work, and there is always some 
such, the adhesion fails occasionally between the ribs executed at first and the 
slabs executed later. It should be provided that the reinforcements traversing 
any such plane of separation should in themselves be sufficient to resist the whole 
of the horizontal slipping tendency. 

The resistance of these reinforcements is complex, and comprises in the 
simplest case, which is that of vertical reinforcements, two elements — viz., the 
resistance of the metal to shear and the friction developed between the surfaces 
in contact. The last element is extremely variable, and in order to keep it as 
uniform a quantity as possible during the experiments, the sub-Commission has 
prevented adhesion by interposing sheets of oiled paper. These experiments are 
described on pp. 25, 26. 

It is observed that whilst the percentages employed are nearly equal in order 
to equalise the tensions produced by the setting of the concrete, and consequently 
the friction developed between the surfaces of the concrete, the forms and 
dimensions of the reinforcements are very various. 

The experiments have established the important fact that the resistances 
obtained relatively to the section of the metal have been sensibly proportional to 
the characteristic resistance of the metal ; or, in other words, the shearing resistance 
was sensibly proportional to the area of the reinforcement and independent of its 
form. 

The qualities of both elements in the test cube influence the strength of the 
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whole, and one easily grasps the mechanism of this influence in examining the results 
of experiments. 

The concrete crushed near the surfaces of slipping and the reinforcements 
took the form indicated in Fig. 29. They resisted thus not by shear alone, but 
by shear combined with bending to a short radius. 

It is thus possible that the resistance of the reinforcements depends on the 
extent of the zone of crushing and on the quality of the concrete. The results 
obtained apply only to concrete containing 6 cwts. of cement to 14*35 cubic 
feet of sand and 28*7 cubic feet of gravel. 

The graphic representation of the results obtained by measuring carefully the 
relative displacements of the two surfaces of contact indicates a point analogous 
to the elastic limit, beyond . which the displacements grow considerably. This 
point is at a stress of about 8 tons per square inch of the section of the 
reinforcements, and the maximum load supported varied between 11*5 and 16 '5 
tons per square inch of the cross 
section of the reinforcements. 

These figures indicate the effect 
of the quality of the concrete. Had 
the concrete been of sufficient quality 
to entirely prevent crushing, the 
reinforcements would have developed 
the ordinary resistance to shear. It 
is possible that the percentage of 
reinforcement used was a little too 
high for the quality of the concrete. 

It is important to remark that 
the resistances obtained would not 
have been so large if the rods had 
been nearer the surface of the con- 
crete, as the thin covering would 
have been more easily burst. 

No experiment has been made on the resistance which proceeds from friction 
on the surface of slipping. The coefficient of friction of concrete on concrete 
lies between 0*60 and 0*75, so that the resistance given by friction might attain 
those proportions of the tension resistance of the reinforcement. It would not be 
advisable to add the whole or the greater part of this resistance to the bending- 
shear resistance due to the metal, because it is known that the superposition of 
different stresses on metal hastens its rupture. 

E. Experiments on Bibibed Slabs. 

The propriety of the application of the hypothesis of the conservation of plane 
sections during bending and of the exactitude of the formulse which give the 
position of the neutral axis in rectangular pieces subjected to bending has been 
discussed on pp. 78, 79. A research was carried out on two ribbed T slabs with 
a view to finding out whether the same hypothesis and formula applied in that case. 

Precautions were taken to eliminate, as far as possible, merely local warpings 
or irregularities, and to obtain a record of the deformations of the structure as a 
whole. 

The salient feature of the results is their striking regularity, as plotted 
graphically on p. 47. 
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The uniformly distributed load which the first slab could carry without stressing 
the reinforcements beyond 6*3 tons per square inch was about 6*4 tons. Up to this 
load, the deformations were sensibly plane. Beyond it, however, slight deviations 
were observed. In the second slab the load was applied by means of a balanced 
platform to the upper surface of the slab immediately over the rib. The defor- 
mations were perfectly uniform for loads up to 9 tons; but beyond that load, 
and largely exceeding the load which would be applied in practice to a similar 
slab, plane sections showed sensible warpings in the opposite sense to those 
observed in the first slab. 

Comparing these results with those of the tests made on the floors constructed 
at the Paris Exhibition, the conclusion may safely be drawn that in ribbed slabs 
plane sections remain plane during bending, any deviation from the plane being 
of so slight magnitude as not to merit attention. 

The determination of the position of the neutral axis in any structure is the 
key to the correct calculation of the stresses in the concrete and moment of 
resistance of the member. 

The measurements taken on the slab 4 feet wide show that the neutral axis 
occupied a position 2*24 inches below the upper surface of the slab. In the slab 
6 feet 6 inches wide the neuti-al axis was lower under light loads, but afterwards 
rose to and retained till the end of the experiment a position sensibly identical 
to that in the first slab. The ratio x of the distance of the centre of gravity of 
the tension reinforcements from the neutral axis, to its distance from the upper 
surface of the slab, is thus 0*70, and assuming the efficient width of the slab to be 
90 per cent, of its total width, and putting in the known data in the expression 
given on p. 97 for the value of x the value of m, the ratio of the coefficients 
of elasticity of steel and concrete is found to be 10*9. From this figure and from 
the known coefficient of elasticity of the steel used, the modulus of elasticity of the 
concrete is calculated at 1,270 tons per square inch. 

The modulus of elasticity of this concrete was also obtained experimentally 
by the compressive tests of two prisms, the mean values up to a stress of 1,420 lbs. 
per square inch being 1,274 and 1,175 tons per square inch respectively. 

The experiment in question has thus verified as exactly as possible the formula 
which determines the position of the neutral axis, and which translates algebraically 
the hypothesis of the conservation of plane sections and of the constancy of 
the tension in the area submitted to elongation. 

Participation of Slabs in the Resistance of the Ribs. 

The deformations were measured not only in the ribs, but in the slabs at points 
removed from the ribs, and it was found that in the slab 4 feet wide the neutral 
axis rises higher in the slab the further away from the rib the measurement is 
taken. That is, of course, as is to be expected, since the slab acts in two ways — 
viz., as a part of the compression area of the rib and as an independent beam, and 
in proportion as the latter action preponderates the neutral axis rises, in order that 
the necessary tension resistance may be obtained. 

The neutral axis remained sufficiently close to the lower surface of the slab 
throughout the test that the tension was neglected, and account only taken of the 
compressions in the calculation of the resistance of slab and rib. Now, what- 
ever the value of the coefficient of elasticity, these compressions are proportional 
to the products obtained by multiplying the thickness of the slab situated above 
the neutral axis by the shortening of the upper fibre of the slab. 
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The sections in which the three apparatuses were placed — viz., on the axis of 
the rib, at 13-40 inches and at 22*44 inches from it — gave products in the ratio 
21, 20 and 17-6 respectively. The geometric mean of these figures is 19. 

Consequently in the slab in question, in which the ratio of width of slab to 
span was 0*42, the slab gave Jj ^ 0-90 of the resistance it would have furnished 
if in all its width it had been absolutely rigid with the rib. So that to calculate 
the resistance of this floor one might consider the slab as entirely solid in the 
deformation of the rib on condition of taking account of only 0*90 of its width. 

In the slab 6 feet wide the ratio of breadth to span attains the exceptional 
figure of 0*70, and by making the above assumptions — which do not apply with so 
great accuracy in this case as in the former — the participation of the slab in the 
resistance of the rib was 0*55 of what it would have been in the case of absolute 
solidarity. 

To determine as a function of the span taken as unity the effective widths of 
the slabs corresponding to spacing of beams of 0-40 and 0*70, it is necessary to 
multiply these figures respectively by 0-90 and 0*55. The products 0-36 and 
0*385 are thus obtained. These results appear somewhat anomalous, as it is 
improbable that the useful effect of a slab increases only in the slight proportion 
of 0'36 to 0*385 when its width grows in the proportion of 0*40 to 0*70, although 
it should be remarked that the influence of secondary bendings rapidly becomes 
more important with the increase in width. 

One is led to the conclusion by the consideration of these and of other 
experiments that, when the width of the slab is 0*40 of the span, its effective 
width may be taken about 90 per cent, of its total width, and that the help it 
gives the rib grows more and more slowly as the width of the slab becomes 
greater. 

F. Variations in Length of Bars of Metal Bnried in Concrete during Setting. 

On p. 23 the experiments carried out to throw light on the above question 
are described. 

Table No. 28 gives the results found. 



Table No. 28. 





Pieces kept in Water. 


Pieces kept in Air. 


Percentage. 


Tension in the 
Metal. 


Compression in 
the Concrete. 


Compression in 
the Metal. 


Tension in the 
Concrete. 




Tons per square 
inch. 


Lbs. per square 
inch. 


Tons per square 
inch. 


Lbs. per square 
inch. 


0-23 


1-40 


7-1 


2-51 


12-8 


0-49 


1-40 


15-2 


1-95 


21-3 


1-00 


1-27 


28-5 


1-68 


37-5 


1-44 


1-12 


360 


1-68 


540 


1-96 


M2 


49*0 


1-68 


73-0 


2-96 


112 


570 


1-68 


1110 


400 


1-27 


114-0 






4-93 


112 


123-0 


1-68 


185-0 


9-00 


1-27 


256-0 


1-40 


282-0 
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It is seen that for cylinders kept in air there were found compressions in the 
metal which attained in the length of 19'68 inches a value of 2*51 tons per 
square inch for a percentage of 0*23, 1*95 tons per square inch for a percentage 
of 0*49, and which starting from I'O per cent, up to 9 per cent, remained sensibly 
constant and in the neighbourhood of 1*68 tons per square inch. The tension in 
the concrete balancing the above has varied almost proportionately to the per- 
centage from 12 to 280 lbs. per square inch. 

In the prisms kept in water the reinforcements took tensions almost independent 
of the percentage of reinforcement and of about 1*2 tons per square inch, whilst the 
opposing compression in the concrete varied from 7 to 256 lbs. per square inch. 

The experiments appear to establish the surprising fact that when the per- 
centage of metal exceeds 1 per cent, an increase in percentage has no sensible 
effect on the stresses set up in the reinforcement as a result of the setting of the 
concrete, and that the corresponding stresses in the concrete are quasi proportional 
to the percentage, whatever its value. 

The experiments just described cannot be considered applicable to large pieces. 
Since the production of the stresses depends on the adhesion, their values are 
necessarily zero at the extremities, and so much the greater on the average, as the 
pieces are longer in relation to the transverse dimensions of the reinforcements up 
to a certain limit far removed. 

Experimental proof of this can be had by referring to the internal stresses 
measured in other pieces — e.g., in the tension prisma 6*56 feet X 3*94 inches X 3*94 
inches, the compression of the reinforcements was about 2*92 tons per square inch. 
In the beams of 13*12 feet X 15*75 inches X 7*87 inches, when the concrete 
had set freely and unloaded in air the (Compression was about 5'1 tons per square 
inch, and was vei*y much more in the compression reinforcements when the concrete 
of the beam set under a heavy load. 

The incontestable result of this series of experiments is to demonstrate that 
to obtain figures applicable to structures concerning the effects of the 
variations in volume of concretes or mortars, the surest method is from the results 
of similar pieces. If smaller pieces are employed, it would be necessary to establish 
between the transverse and longitudinal dimensions of the reinforcements 
proportions analagous to those met with in structures. 

0. The Influence of the Proportion of Gauging Water on the Strength and 

Elasticity of Concrete. 

It is known from experiments made elsewhere that the marked inferiority of 
very wet mortars and concretes diminishes with time, but the experiments of the 
Commission show even after ninety days' setting that the resistance and elasticity 
vary with the proportion of gauging water. 

Compression tests after ninety days on similar prisms 14*2 inches X 2*85 
inches X 2*75 inches, composed of 6 cwts. of Portland cement, 14*35 cubic feet of 
sand and 28*7 cubic feet of gravel were made. 

The first series were gauged with 8*8 per cent, by weight of water. There 
was obtained a resistance to crushing of 1,850 lbs. per square inch, and a coefficient 
of elasticity of 2,000 tons per sq. in. between stresses of 280 to 850 lbs. per square 
inch, and 1,160 tons per sq. in. between 1,280 and 1,700 lbs. per square inch. 

The second series were gauged with 1 1 '0 per cent, of water. A resistance of 
710 lbs. per square inch was obtained, whilst the coefficient of elasticity between 
stresses of from 140 to 280 lbs. per square inch was 1,040 tons per sq. in., and 
420 tons per sq. in. between stresses of from 560 to 710 lbs. per square inch. 
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H. Effects of Direct and Repeated Shocks on the Adhesion and 

Resistance of Concrete. 

Fears have been expressed regarding the disintegration of reinforced concrete 
in situations where it is exposed to repeated and violent shocks. 

Several sleepers in reinforced concrete were put into operation in April, 1893, 
on the main down line from Paris to Granville at the entrance to Dreux Station, 
and remained there till June, 1898. The road was of 78 lbs. per yard, double 
headed rails, and the maximum speed at this place about 40 miles per hour. 

One of the sleepers which had been placed near a rail joint was examined by 
the second sub-Commission. 

The composition of the concrete was not known, but from its appearance it 
consisted of a rich mixture very carefully made. 

The two features under special examination were the adhesion of the concrete 
to the reinforcements and the resistance of the concrete. From both points of 
view the results were remarkable. 

To measure the resistance of the adhesion parts of the reinforcements were 
torn from the concrete, and gave very high figures, varying from 820 to 1,310 lbs. 
per square inch of the surface of contact. 

This whole resistance was not, of course, due to adhesion properly so called, but 
even making allowances for the other resistances, such as that due to the 
straightening of the wires and the purely frictional grip of the concrete, the 
values are still high. A careful examination of other parts of the reinforcements 
showed that the adhesion was perfect throughout. 

The resistance of the concrete to compression in 3-inch cubes without reinforce- 
ment was 8,410 lbs. per square inch. 

It is thus shown that a concrete sleeper, without doubt exceptionally good to 
begin with, suffered no deterioration in five years* use. To appreciate the 
importance of this demonstration account must be taken of the great rapidity 
with which the effects of shock diminish as the distance from the point of impact 
increases if the transmission of the stresses is not made by absolutely rigid and 
continuous pieces. 

There is thus a considerable difference between the sleepers which receive 
directly the shocks from the chairs and the floor girders, and a fortiori the main 
girders to which the shocks are transmitted indirectly, at least in large works. 
Where ballast is used this difference is considerably augmented. 

The experiment of Dreux should remove all apprehension for the duration and 
conservation of bridges or viaducts carrying roadways or railways. 



APPENDIX 

PART I 

YEETIOALLY IMPOSED LOADS AND WIND LOADS ON METALLIC BEIDGES 
AS DEFINED IN THE REGULATIONS OF AUGUST 29, 1891 » 

Vertically Imposbd Loads. 

> Bridges an Hailivaya of Normal Ouuge, 

The type train will consist of two engines with their tenders at the head of a train 
of loaded waggons, and will have the following weights and dimensions : — 



Number of axles 
Load per axle (tons) 
Distance from leading 

first axle (feet) 
Spacing of axles (feet) 
Distance of rear buffer 

axle (feet) 
Total weight (tons) . 
Total length (feet) . 



buffer to 



from last 



Engine. 



4 
13-88 

8-52 
3-94 

8*52 
55-52 
28-86 



Tender. 



2 
11-82 

6-56 
8-20 

6-56 
23-63 
21-32 



Waggons (LoadedX 



2 

7-88 

4-92 
9-84 

4-92 
15-75 
19-68 



The engines, with their tenders, will be placed at the head of the train, and the 
maximum stress in each member will be taken as the maximum stress in it produced by 
any possible position of the type train on the bridge. For floor members, the stresses 
due to an isolated axle load of 19-69 tons will be taken as the maxima if they are greater 
than those produced by the type trains. 

Stresses allowed ; nett area in tension or gross area in compression : 

For mild steel in main girders over 100 feet span = 7*3 tons per square inch. 
For other girders . . . . . = 5-4 do. 

For rail bearers and cross girders . . = 4-76 do. 

For web bracing exposed to alternating stresses = 3*81 do. 

Bridges on Bailways of Metre (3-28 Feet) Gauge and Over, 

The weight per engine axle is reduced to 3*00 tons X L, where L is the gauge in 
feet. The dimensions of the engines and the weights and dimensions of the waggons 
will be the same as for normal gauge, and the tenders will be supposed to have the same 
weights and dimensions as the loaded waggons. 

For the calculation of the stresses under a single axle load, a weight of 4*2 tons X L^ 
where L is the gauge in feet, shall be taken. 



1 "R^istance des Mat^riaux" (Vol. I., p. 695), Biblioth^ue du Conducteur de Travaux 
Publics ; publishers, Dunod et Pinat, Paris. 
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Boad Bridges, 

The stresses in each member must not exceed the limits above specified when either — 
(a) a uniformly distributed dead load of 82 lbs. per square foot occupies the whole 

planorm of the bridge, including the footpaths ; or 

(6) as many continuous files of tumbrils as the width of the roadway will hold, the 

footpaths remaining loaded with a dead load of 82 lbs. per square foot. Each tumbril 

to have one axle and to be drawn by two horses, all of the following weights and 

dimensions : — 



Tumbrils. 



Horses. 



Weight .... 
Length, not including the shafts 
Width of roadway occupied 
Width of wheel track 

Weight .... 

Length to each horse, including harness and shafts 



5*91 tons. 
9-68 feet. 
7-26 feet 
4-98 feet 

0-69 tons. 
8-20 feet. 



It must be shown that the stress in each member will not exceed bj more than 
0*64 ton per square inch the limits fixed for railway bridges, when a vehicle with one 
axle weighing 10*83 tons, and having the same dimensions as the above tumbrils, but 
drawn by five horses, is substituted for one of the tumbrils, and also in the case where 
the tumbrils are replaced over the whole platform of the bridge by waggons with two 
axles drawn by four pairs of horses, having the following weights and dimensions : — 



Waggons. Weight on each axle 
Length of vehicle 

Width of track .... 
Spacing of axles 

Distance of front axle to front of waggon 
Distance of rear axle to back of waggon 
Width of roadway occupied 

Horses. Weight of a pair 

Length of a pair, including harness and shafts 



7-88 tons. 
19-68 feet. 
5*58 feet. 
9-84 feet 
4-92 feet 
4-92 feet 
7-38 feet 

1-38 tons. 
8-20 feet 



Where the roads are steep and the loading defined above is not considered possible, 
either at present or in the future, the loads to be provided for may, with the consent of 
the Administration, be modified, but in no case will they be reduced below 62 lbs. per 
square foot for the dead load, and half the above live loads. 

Bridges Carrying Canals, 

These must be able to carry the load of water corresponding to the normal water 
level, increased by 12 inches, without the stress exceeding in any part the above limits. 

Wind Pressure. 
Railway Bridges. 

The stress in the metal under the influence of the highest winds shall not exceed by 
more than 0*64 ton per square inch the maximum stresses already stated. 

The maximum wind pressure will be taken at 55 lbs. per square foot ; but it may 
be assumed that the passage of trains will be suspended when the pressure exceeds 
35 lbs. per square foot. 

It wiil be assumed that the maximum pressure will be exercised un the nett surface, 
after deduction of openings, of each of the main girders ; that it will be applied to the 
total nett sui'face of the windward girder of each span ; and that the wind pressure 
applied to the total nett surface of the adjacent main girder screened by the first will be 
reauced in the ratio of the nett surface of the first to the total surface bounded by its 
contour ; and, further, if there be more than two main girders on each span, the effect on 
the others will be considered negligible. For metallic piers it will be assumed that the 
pressure will be exercised to the full extent on the nett surface of all members. 

In considering the hypothesis of a train on the bridge, its vertical nett surface will be 
reckoned as a rectangle 9*84 feet high, its lower edge 1*64 feet above the rail and extending 
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the full length of the bridge. From the area of this rectangle will be dedacted the nett 
area of the windward girder, and it will be supposed that the wind action on the girder 
to leeward of the train is zero. 

It must be shown that the tendency to transverse slipping and the upsetting action 
of the wind on bridge platforms and piers, assuming the train defined above to con*«i8t of 
empty waggons, and takin^^ into account any special circumstances connected with the 
structures, cannot attain dangerous values. 

Road Bridge)*. 

The above methods of calculation must also be applied to road bridges, with the 
exception that no account need be taken of the presence of vehicles on the bridge. 

Bridges Carrying C-mals, 

A wind pressure of 55 lbs. per square foot of vertical surface to be applied to the 
structure. The surface of boats exposed to the wind may be reckoned as a rectangle 
4*92 feet above the side of the tank, and having the same length as the bridge. 

PAKT II 

EEGULATIONS OP AUGUST 29, 1891, AS TO TESTS OP METALLIC 

BRIDGES (ABKLDGED)» 

Railway Bridges, 

Eaoh metallic span will be subjected to (a) dead load test. {h\ rolling load test. These 
tests will be made by test trains at least equal in weight to tne type trains previously 
defined in these regulations. For tests by dead load the test train will be placed 
successively in the positions producing the greatest stresses in the principal members 
of the bridge. 

For separate span bridges the test train will be placed successively on each span, 
so as to cover it completely, then to cover only one- hah of each span. 

For continuous span bridges eacti span will be loaded by itself as just described. 
Then there will be loaded simultaneously the two spans contiguous to each pier, 
exclusively of all the others. 

For arched bridges the whole span will first be loaded, then each half alone, and 
finally the middle portion, by placing there the two locomotives head to head. 

For the dead load tests the test ^in will remain in each of those positions for at least 
half an hour. 

The live load tests will be two in number — viz., at speeds of 12*5 and 25 miles per hour. 
The latter test may be postponed till the track has somewhat consolidated. 

For double line bridges with both tracks on one platform, the tests will be made 
on each track separately as explained above, the other track remaining unoccupied ; then 
on both tracks simultaneously. For the live load tests the trains will travel in the same 
direction. 

For bridges of exceptional type, special arrangements will be made for the test. 

Road Bridges, 

Metallic spans will be subjected to tests of two kindn — viz., (a) dead load, (6) live 
load. 

For the dead load test the surcharge will be 82 lbs. per square foot of the platform, 
including the footpaths. 

For live loads the loads will be arranged as far as possible as to weight and spacing 
like the type load used in the calculation. They ought to give at least with their yokes 
a minimum load of 82 lbs. per square foot, taking 7*38 feet as the width occupied. The 
number of files of vehicles ou^ht to be equal to the width of the roadway divided by 7*38 ; 
but in the event of it being difficult to assemble the full number of vehicles, the surplus 
width might be occupied by a dead weight of 82 lbs. per square foot distributed on each 
side of the files. 

For dead load tests of separate spans the load will be extended from one extremity to 

* " R^istance des Mat^rianx '* (Vol. I., p. 695), Bibliotheque da Conducteur de Travaux 
Publics ; publishers, Dunod et Pinat, Paris. 
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the other, with a stop of half an hour when the load has reached half span, and the full 
load shall remain on the bridge for half an hour. 

For continuous bridges each span will be first loaded separately, as described above ; 
then the two spans contiguous to each pier will be loaded simultaneously, exclusively of 
the others. 

For arched bridges, each span will be loaded over the whole span ; then on each half, 
and finally on the middle portion only. 

The live load test will be carriea out by causing the files of vehicles to pass at a 
walking pace from one extremity of the bridge to the other. 

There will also be made to pass over the bridge a vehicle with an axle load of 10*8 tons. 

When a reduction has been allowed in the loads used in calculation, the test loads will 
be correspondingly reduced. 

Loads notably greater than the test loads will only be allowed to pass over the bridge 
by special authorisation. 

Bridges Carrying Canals, 

The tests of canal bridges will consist in the measurement of deflections after filling 
to a depth of 12 inches over normal water-level. 

Measurement of Deflections, 

There will be measured at the time of the test the maximum deflection at the centre 
of each span, under the influence first of the dead load and then of the live load in 
movement. 

When there are several bridges of identical construction and of span not exceeding 
33 feet, the measurement of deflection need only be made for one of them. 

Immediately after the test of each bridge tne metallic part shall be examined in all 
its details. 

For bridges over 33 feet span two permanent bench marks will be fixed clear of every 
part of the structure. The levels of the lowest parts of the girders or arches at the centre 
and also at the extremities of each span and of the supports shall be recorded relative to 
these bench marks. 

The detailed reports of the test made by the engineer in charffe, in the form pre- 
scribed by the Administration, shall contain a description of these bench marks, which 
will enable them to be found at any subsequent time. 

PART III 

IMPOSED LOADS AND TESTS STIPULATED IN THE REGULATIONS » 
OF FEBRUARY 17, 1903, FOR METALLIC STATION BUILDINGS 
(ABRIDGED) 

The snow load used in calcidatine stresses is to be taken at 12*3 lbs. per square foot 
of horizontal surface, and the wind pressure at 31 lbs. per square foot normal to its 
direction, which is assumed to be at an angle of 10 degrees to the horizontal downwards 
towards the earth. 

If a° is the angle of inclination of the roof, the action of the wind might be replaced 
by a vertical surcharge equal to 31 sin * (o + 10) lbs. per square foot of surface covered, 
and a horizontal thrust having the same value 31 sin * (a -f- 10) lbs. per square 
foot of surface in elevation. 

The maximum wind might occur even after a fall of snow, but in that case the weight 
of snow may be considered as 6*2 lbs. per square foot of horizontal surface. 

After erection one or several of the main trusses are to be submitted, as far as 
possible, to tests intended to demonstrate their resistance to forces analogous to those 
which they will be called upon to support. The results obtained by measurements 
during the tests will be compared with those furnished by the calculations. 

For works constixicted or contracted for by the concessionaires, the tests are to be made 
in the presence of the engineer charged with the control of the tests, or of an agent 
delegated by him. Detailed special reports of the tests are to be sent to the Administration, 
which reserves the right to make any modification in the regulations to meet exceptional 
cases. 

* " R^istance des Matdriaux " (Vol. HI., p. 506), Bibliotheque du Conducteur de Travaux 
Publics ; publishers, Dunod et Pinat, Paris. 
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Compression reinforcements, comparison of 
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allowed by Foreign 
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Factor of safety, 6, 20, 81 
Final state of stress in a member after un- 
loading, 95 

Gravity, centre of in reinforced members, 10 

Heat, variations of volume of concrete due to, 
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Ikbrtia, determination of moment of, 10 
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Safety, factor of, 6, 20, 81 
Setting of concrete, stresses due to, 23, 93, 96, 
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cement, variations in volume due 
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Shear resistance, estimation of, 16 
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analysis of results of, 91 
resistance and deformation of con- 
crete without reinforcement due 
to, 69 



INDEX 



119 



Tension, effects of on the resistance and elas- 
ticity of concrete to compression, 
94 
in members subject to bending, effect 
of neglecting in calculations, 86 
Tests of structures, 3, 90, 111 
ToBSiON tests, 27 

Transverse reinforcements, notes on effects 

of, 101 
increase of com- 
pressive stress 

due to, 7, 71 
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VoLXTMB of concrete resulting from given 
mixture, 68 
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Weight of concrete with and without rein- 
forcement, 23, 57 

Wind pressure, 110, 112 

Works, instructions regarding execution 
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No. 19.) i6mo, o 50 

Theory of Arches. (Science Series No. 11.) i6mo, 

Allen, H. Modem Power Gas Producer Practice and Applications.. i2mo, *2 50 

Gas and Oil Engines 8vo, *4 50 

Anderson, F. A. Boiler Feed Water 8vo, *2 50 

Anderson, Capt. G. L. Handbook for the Use of Electricians 8vo, 3 00 

Anderson, J. W. Prospector's Handbook i2mo, i 50 

And^s, L. Vegetable Fats and Oils 8vo, *4 00 

Animal Fats and Oils. Trans, by C. Salter 8vo, *4 00 

Drying Oils, Boiled Oil, and Solid and Liquid Driers 8vo, *5 00 

Iron Corrosion, Anti-fouling and Anti-corrosive Paints. Trans, by 

C. Salter 8vo, ^4 00 
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And^y L. Oil Colon, and Printen' Ink. Trans, by A. Morris and 

H, Robson 8vo, ♦a 50 

— Treatment of Paper for Special Purposes. Trans, by C. Salter. 

I2m0y *2 50 

Andrewsi B. S. Reinforced Concrete Constmction lamo, *z 2$ 

Annual Reports on the Progress of Chemistry. 

VoL I. (1904) 8vo, ♦a 00 

VoL n. (1005) 8vo, ♦a 00 

VoL m. (1906) 8vo, *a 00 

VoL IV. (1907) 8vo, ♦a 00 

VoL V. (1908) 8vo, *a 00 

VoL VI. (1909) 8vo, ♦a 00 

VoL Vn. (1910) 8vo, ♦a 00 

Argandy M. Imaginary Quantities. Translated from the French by 

A. S. Hardy. (Science Series No. 5a.) i6mo, o 50 

Armstrong, R., and Idell, F. B. Chimneys for Furnaces and Steam Boilers. 

(Science Series No. i.) i6mo, 50 

Arnold, B. Armature Windings of Direct-Current Dynamos. Trans, by 

F. B. DeGress 8vo, ♦a 00 

Ashe, 8. W., and Sleiley, J. D. Blectric Railways. Theoretically and 

Practically Treated. VoL L Rolling Stock lamo, *a 50 

Ashe, S. W. Blectric Railways. VoL H. Bngineering Preliminaries and 

Direct Current Sub-Stations lamo, *a 50 

Blectricity: Bxperimentally and Practically Applied lamo, *a 00 

Atkinson, A. A. Blectrical and Magnetic Calculations 8vo, *i 50 

Atkinson, J. J. Friction of Air in Mines. (Science Series No. 14.) . . i6mo, o 50 

Atkinson, J. J., and Williams, Jr., B. H. Gases Met with in Coal Mines. • 

(Science Series No. 13.) i6mo, o 50 

Atkinson, P. The Blements of Blectric Lighting lamo, i 50 

The Blements of Dynamic Blectricity and Magnetism lamo, a 00 

Power Transmitted by Blectricity lamo, a 00 

Auchincloss, W. S. Link and Valve Motions Simplified 8vo, *i 50 

Ayrton, H. The Blectric Arc 8vo, *$ 00 

Bacon, F. W. Treatise on the Richards Steam-Bngine Indicator . . lamo, i 00 

Bailee, 6. M. Modem Mining Practice. Five Volumes 8vo, each, 350 

Bailey, R. D. The Brewers' Analyst 8vo, *5 00 

Baker, A L. Quaternions 8vo, *z 35 

Thick-Lens Optics (In Preaa.t 

Baker, Benj. Pressure of Barthwork. (Science Series No. 56.)...i6mo) 

Baker, I. O. Levelling. (Science Series No. 91.) z6mo, o 50 

Baker, M. N. Potable Water. (Science Series No. 61.) i6mo, o 50 

Sewerage and Sewage Purification. (Science Series No. i8.)..i6mo, o 50 

Baker, T. T. Telegraphic Transmission of Photographs lamo, *i as 

Bale, 6. R. Modem lion Foundry Practice. Two Volumes. lamo. 

VoL L Foundry Bquipment, Materials Used *a 50 

VoL n. Machine Moulding and Moulding Machines *z 50 

Bale, M. P. Pumps and Pumping. lamo, z 50 

Bally J. W. Concrete Structures in Railways. (In Presi.) Svo, 

Ball, R. S. Popular Guide to the Heavens 8vo, *4 50 

Natural Sources of Power. (Westminster Series.) ... 8vo, *a 00 
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Ball, W. V. Law Affecting Engineers 8vo» *3 50 

Bankson, Lloyd. Slide Valve Diagrams. (Science Series No. 108.) . i6mo, o 50 
Barba, J. Use of Steel for Constructive Purposes lamo, i 00 

Barham, G. B. Development of the Incandescent Electric Lamp. ...(In Press.) 
Barker, A. Textiles and Their Manufacture. (Westminster Series.) . . Svo, 2 00 

Barker, A. H. Graphic Methods of Engine Design lamo, *x 50 

Barnard, F. A. P. Report on Machinery and Processes of the Industrial 
Arts and Apparatus of the Exact Sciences at the Paris Universal 

Exposition, 1867 8vo, 5 00 

Barnard, J. H. The Naval Militiaman's Guide i6mo, leather i 25 

Barnard, Major J. G. Rotary Motion. (Science Series No. 90.).... z6mo, o 50 

Barrus, G. H. Boiler Tests 8vo, ♦$ 00 

Engine Tests 8vo, *4 00 

The above two purchased together *6 00 

Barwise, S. The Purification of Sewage lamo, 3 50 

Baterden, J. R. Timber. (Westminster Series.) 8vo, *2 00 

Bates, E. L., and Charlesworth, F. Practical Mathematics i2mo, 

Part L Preliminary and Elementary Course *z 50 

Part n. Advanced Course *z 50 

Beadle, C. Chapters on Papermaking. Five Volumes i2mo, each, 

Beaumont, R. Color in Woven Design. 8vo, 

Finishing of Textile Fabrics 8vo, 

Beaumont, W. W. The Steam-Engine Indicator 8vo, 

Bechhold. Colloids in Biology and Medicine. Trans, by J. G. BuUowa 

(In Press.) 

Beckwith, A, Pottery 8vo, paper, 

BedeH, F., and Pierce, C. A. Direct and Alternating Current ManuaLSvo, 

Beech, F. Dyeing of Cotton Fabrics 8vo, 

Dyeing of Woolen Fabrics. 8vo, 

Begtrup, J. The Slide Valve 8vo, 

Beggs, G. £. Stresses in Railway Girders and Bridges (In Press.) 

Bender, C. E. Continuous Bridges. (Science Series No. 26.) i6mo, o 50 

Proportions of Piers used in Bridges. (Science Series No. 4.) 

i6mo, o 50 
Bennett, H. G. The Manufacture of Leather 8vo, *4 50 

Leather Trades (Outlines of Industrial Chemistry). Bvo .. (In Press,) 

Bernthsen, A. A Text - book of Organic Chemistry. Trans, by G. 

M'Gowan i2mo, *2 50 

Berry, W. J. Differential Equations of the First Species. Z2mo. (In Preparation.) 
Bersch, J. Manufacture of Mineral and Lake Pigments. Trans, by A. C. 

Wright 8vo, 

Bertin, L. E. Marine Boilers. Trans, by L. S. Robertson 8vo, 

Beveridge, J. Papermaker's Pocket Book i2mo, 

Binns, C. F. Ceramic Technology 8vo, 

Manual of Practical Potting 8vo, 

The Potter's Craft i2mo, 

BIrchmore, W. H. Interpretation of Gas Analysis zamo, 

Blaine, R. G. The Calculus and Its Applications x2mo, 

Blake, W. H. Brewers' Vade Mecum 8vo, 

Blake, W. P. Report upon the Precious Metals 8vo, 

Bligh, W. G. The Practical Design of Irrigation Works 8vo, 
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Blttcher, H. Modem Industrial Chemistry. Trans, by J. P. Millington 

8vo, *7 so 

Blyth, A. W. Foods: Their Composition and Analjrsis 8vo, 7 50 

Poisons: Their Effects and Detection 8vo, 7 50 

Bockmann, F. Celluloid lamo, '''2 50 

Bodmer, G. R. Hydraulic Motors and Turbines iimo, 5 00 

Boileau, J. T. Traverse Tables Svo, 5 00 

Bonney, G. £. The Electro-platers' Handbook iimo, z ao 

Booth, N. Guide to the Ring-spinning Frame lamo, *i 25 

Booth, W. H. Water Softening and Treatment .8vo, *2 50 

Superheaters and Superheating and Their Control 8vo, *i 50 

Bottcher, A. Cranes: Their Construction, Mechanical Equipment and 

Working. Trans, by A. Tolhausen 4to, *io 00 

Bottler, M. Modem Bleaching Agents. Trans, by C. Salter i2mo, *2 50 

Bottone, S. R. Magnetos for Automobilists i2mo, *i 00 

Boulton, S. B. Preservation of Timber. (Science Series No. 82.) . i6mo, o 50 

Bourgougnon, A. Physical Problems. (Science Series No. ii3.)..i6mo, o 50 
Bourry, £. Treatise on Ceramic Industries. Trans, by J. J. Sudborough. 

8vo, *5 00 

Bow, R. H. A Treatise on Bracing 8vo, i 50 

Bowie, A. J., Jr. A Practical Treatise on Hydraulic Mining 8vo, 5 00 

Bowker, W. R. Dynamo, Motor and Switchboard Circuits 8vo, *2 50 

Bowles, O. Tables of Common Rocks. (Science Series No. 125.). . i6mo, o 50 

Bowser, £. A. Elementary Treatise on Analytic Geometry i2mo, i 75 

Elementary Treatise on the Di£ferential and Integral Calculus. i2mo, 2 25 

Elementary Treatise on Analytic Mechanics i2mo, 3 00 

Elementary Treatise on Hydro-mechanics i2mo, 2 50 

A Treatise on Roofs and Bridges i2mo, *2 25 

Boycott, G. W. M. Compressed Air Work and Diving 8v0y ^4 00 

Bragg, £. M. Marine Engine Design. i2mo, *2 00 

Brainard, F. R. The Sextant. (Science Series No. loi.) i6mo, 

Brassey's Naval Annual for 1911 8vo, *6 00 

Brew, W. Three-Phase Transmission 8vo, *2 00 

Brewer, R. W. A. Motor Car Construction lamo, 

Briggs, R., and Wolff, A. R. Steam-Heating. (Science Series No. 

67.) i6mo, o 50 

Bright, C. The Life Story of Sir Charles Tilson Bright 8vo, *4 50 

Brislee, T. J. Introduction to the Study of FueL (OutUnes of Indus- 
trial Chemistry) 8vo, *3 00 

British Standard Sections 8x15 *i 00 

Complete list of this series (45 parts) sent on application. 
Broadfoot, S. K. Motors, Secondary Batteries. (Installation Manuals 

Series) lamo, *o 75 

Brottghton, H. H. Electric Cranes and Hoists *9 00 

Brown, G. Healthy Foundations. (Science Series No. 80.) i6mo, o 50 

Brown, H. Irrigation 8vo, *5 00 

Brown, Wm. N. The Art of Enamelling on Metal i2mo, *i 00 

Handbook on Japanning and Enamelling i2mo, *z 50 

House Decorating and Painting x2mo, *i 50 

History of Decorative Art z2mo, ♦! 25 

Dipping, Burnishing, Lacquering and Bronzing Brass Ware. . . z2mo, *i 00 
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Brown, Wxn. N. Workshop Wrinkles Svo, 

Browne, R. £. Water Meters. (Science Series No. 8i.) x6nio, 

Bruce, £. M. Pure Food Tests xamo, 

Bruhns, Dr. New Manual of Logarithms 8vo, half morocco, 

Brunner, R. Manufacture of Lubricants, Shoe Polishes and Leather 

Dressings. Trans, by C. Salter 8vo, 

Buel, R. H. Safety Valves. (Science Series No. 2x.) x6mo, 

Bulman, H. F., and Redmayne, R. S. A. Colliery Working and Manage- 
ment 8vo, 

Burgh, N. P. Modern Marine Engineering 4to, half morocco, 

Burstall, F.'^W. Energy Diagram for Gas. With Text 8vo, 

^Diagram. Sold separately ♦x 

Burt, W. A. Key to the Solar Compass x6mo, leather. 

Burton, F. G. Engineering Estimates and Cost Accounts xamo, 

Buskett, E. W. Fire Assaying x2mo, 

Byers, H. G., and Knight, H. G. Notes on Qualitative Analysis . . . .8to, 

Cain, W. Brief Course in the Calculus x2mo, 

Elastic Arches. (Science Series No. 48.) i6mo, 

MaTJmnm Stresses. (Science Series No. 38.) i6mo, 

Practical Designing Retaining of Walls. (Science Series No. 3.) 

i6mo, o 50 

Theory of Steel-concrete Arches and of Vaulted Structures. 

(Science Series No. 42.) i6mo, 

Theory of Voussoir Arches. (Science Series No. 12.) i6mo, 

Symbolic Algebra. (Science Series No. 73.) i6mo, 

Campin, F. The Construction of Iron Roofs 8vo, 

Carpenter, F. D. Geographical Surveying. (Science Series No. 37.) . x6mo. 
Carpenter, R. C, and Diederichs, H. Internal Combustion Engines. 8vo, 
Carter, E. T. Motive Power and Gearing for Electrical Machinery . .8vo, 

Carter, H. A. Ramie (Rhea), China Grass i2mo. 

Carter, H. R. Modem Flax, Hemp, and Jute Spinning 8vo, 

Cathcart, W. L. Machine Design. Part I. Fastenings 8vo, 

Cathcart, W. L., and Chaffee, J. I. Elements of Graphic Statics 8vo, 

Short Course in Graphics x2mo, 

Caven, R. M., and Lander, G. D. Systematic Inorganic Chemistry. i2mo, 

Chalkley, A. P. Diesel Engines 8vo, 

Chambers' Mathematical Tables 8vo, 

Chamock, G. F. Workshop Practice. (Westminster Series.). . . .8vo (In Press,) 

Charpentier, P. Timber 8vo, ^6 00 

Chatley, H. Principles and Designs of Aeroplanes. (Science Series.) 

No. 126.) i6mo, o so 

How to Use Water Power i2mo, *i 00 

Child, C. D. Electric Arc 8vo, *(In Press.) 

Child, C. T. The How and Why of Electricity i2mo, i 00 

Christie, W. W. Boiler- waters. Scale, Corrosion, Foaming 8vo, *3 00 

Chimney Design and Theory 8vo, *3 00 

Furnace Draft. (Science Series No. 123.) i6mo, o 50 

Water: Its Purification for Use in the Industries 8vo, (In Press.) 

Church's Laboratory Guide. Rewritten by Edward Kinch 8vo, *2 50 

Clapperton, G. Practical Papermaking 8vo, 2 50 
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ClBikf A. G. Motor Car Bnginooring. 

VoL L Construction *3 oo 

VoL n. Design {In PreS9.) 

Clark, C. H. Marine Gas Engines iimo, 

Clark, D. K. Rules, Tables and Data for Mechanical Engineers 8vo, 

Fuel: Its Combustion and Economy i2mo, 

The Mechanical Engineer's Pocketbook. i6mo, 

Tramways: Their Construction and Working 8vo, 

Clark, J. M. New System of Laying Out Railway Turnouts lamo, 

Clausen-Thue, W. ABC Telegraphic Code. Fourth Edition zimo. 

Fifth Edition 8vo, 

The A I Telegraphic Code Svo, 

Cleemann, T. M. The Railroad Engineer's Practice xsmo. 

Clerk, D., and Idell, F. E. Theory of the Gas Engine. (Science Series 

No. 62.) i6mo, o 50 

Clevenger, S. R. Treatise on the Method of Government Surveying. 

i6mo, morocco 2 ^50 

Clouth, F. Rubber, Gutta-Percha, and Balata 8vo, *5 ^00 

Cochran, J. Treatise on Cement Specifications Svo, (In Press.), . 7^ 

Coffin, J. U. C. Navigation and Nautical Astronomy z2mo, *3 50 

Colburn, Z., and Thurston, R. H. Steam Boiler Explosions. (Science 

Series No. 2.) i6mo, o 50 

Cole, R. S. Treatise on Photographic Optics lamo, z 50 

Coles-Finch, W. Water, Its Origin and Use 8vo, ^5 00 

Collins, J. £. Useful Allojrs and Memoranda for Goldsmiths, Jewelers. 

i6mo 50 

Constantine, E. Marine Engineers, Their Qualifications and Duties. 8vo, *2 00 

Coombs, H. A Gear Teeth. (Science Series No. j2o.) i6mo, o 50 

Cooper, W. R. Primary Batteries 8vo, *4 00 

" The Electrician " Primers. . . * 8vo, *5 00 

Part I *i 50 

Part II *2 50 

Part in *2 00 

Copperthwaite, W. C. Tunnel Shields 4to, *9 00 

Corey, H. T. Water Supply Engineering 8vo (In Press.) 

Corfield, W. H. Dwelling Houses. (Science Series No. 50.) i6mo, o 50 

Water and Water-Supply. (Science Series No, Z7.) i6mo, o 50 

Cornwall, H. B. Manual of Blow-pipe Analysis 8vo, *2 50 

Courtney, C. F. Masonry Dams 8vo, 3 50 

Cowell, W. B. Pure Air, Ozone, and Water Z2mo, *2 00 

Craig, T. Motion of a Solid in a FueL (Science Series No. 49.) i6mo, o 50 

Wave and Vortex Motion. (Science Series No. 43.) i6mb, o 50 

Cramp, W. Continuous Current Machine Design 8vo, *2 50 

Crocker, F. B. Electric Lighting. Two Volumes. 8vo. 

VoL L The Generating Plant 3 00 

VoL n. Distributing Systems and Lamps 3 00 

Crocker, F. B., and Arendt, M. Electric Motors 8vo, *2 50 

Crocker, F. B., and Wheeler, S. S. The Management of Electrical Ma- 
chinery z2mo, ♦z 00 

Cross, C. F., Bevan, E. J., and Sindall, R. W. Wood Pulp and Its Applica- 
tions. (Westminster Series.) 8vo, *2 00 
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Crosskey, L. R. Elementary Perspective 8vo, z oo 

Crosskey, L. R., and Thaw, J. Advanced Perspective 8vo, i 50 

Culley, J. L. Theory of Arches. (Science Series No. 87.) i6mo, o 50 

Davenport, C. The Book. (Westminster Series.) 8vo, *2 00 

Davies, D. C. Metalliferoos Minerals and Mining 8vo, 5 00 

Earthy Minerals and IGning 8vo, 5 00 

Davies, E. H. Machinery for Metalliferous Mines 8vo, 8 00 

Davies, F. H. Electric Power and Traction. 8vo, *2 00 

Dawson, P. Electric Traction on Railwajrs 8vo, *g 00 

Day, C. The Indicator and Its Diagrams lamo, *2 00 

Deerr, N. Sugar and the Sugar Cane 8vo, *8 00 

Deite, C. Manual of Soapmaking. Trans, by S. T. King 4to, '^'s 00 

De la Coux, H. The Industrial Uses of Water. Trans, by A. Morris. 

8vo, *4 50 

Del Mar, W. A. Electric Power Conductors 8vo, *2 00 

Denny, G. A. Deep-level Mines of the Rand 4to, *io 00 

Diamond Drilling for Gold *5 00 

De Roos, J. D. C. Linkages. (Science Series No. 47.) z6mo, o 50 

Derr, W. L. Block Signal Operation Oblong X2mo, '^'i 50 

Maintenance-of-Way Engineering (In Preparation.) 

Desaint, A. Three Hundred Shades and How to Mix Them 8vo, '^'lo 00 

De Varona, A. Sewer Gases. (Science Series No. 55.) i6mo, o 50 

Devey, R. G. Mill and Factory Wuing. (Installation Manuals Series.) 

i2mo, *z 00 

Dibdin, W. J. Public Lighting by Gas and Electricity 8vo, *8 00 

Purification of Sewage and Water 8vo, 6 50 

Dichmaim, CarL Basic Open-Hearth Steel Process z2mo, *3 50 

Dieterich, K. Analysis of Resins, Balsams, and Gum Resins 8vo, *3 00 

Dinger, Lieut H. C. Care and Operation of Naval Machinery Z2mo, *2 00 

Dizon, D. B. Machinist's and Steam Engineer's Practical Calculator. 

i6mo, morocco, z 25 
Doble, W. A. Power Plant Construction on the Pacific Coast {In Press.) 
Dodd, G. Dictionary of Manufactures, Mining, Machinery, and the 

Industrial Arts z2mo, z 50 

Dorr, B. F. The Surveyor's Guide and Pocket Table-book. 

z6mo, morocco, 2 00 

Down, P. B. Handy Copper Wire Table x6mo, *x 00 

Draper, C. H. Elementary Text-book of Light, Heat and Sound. . . z2mo, z 00 

Heat and the Principles of Thermo-dynamics z2mo, z 50 

Duckwall, E. W. Canning and Preserving of Food Products 8vo, *5 00 

Dumesny,' P., and Noyer, J. Wood Products, Distillates, and Extracts. 

8vo, *4 50 
Duncan, W. 0., and Penman, D. The Electrical Equipment of Collieries. 

8vo, *4 00 
Dun8tan,*'A. E., and Thole, F. B. T. Textbook of Practical Chemistry. 

zsmo, *z 40 

Duthie, A. L. Decorative Glass Processes. (Westminster Series.). .8vo, *2 00 

Dwight, H. B. Transmission Line Formulas 8vo, (In Press.) 

Dyson, S. S. Practical Testing of Raw Materials 8vo, *5 00 

Dyson, S. S., and Clarkson, S. S. Chemical Works 8vo, *7 50 
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Eccles, R. G., and Duckwall, £. W. Food Preservatives 8vo, paper o 50 

Eddy, H. T. Researches in Graphical Statics 8vo, x 50 

Maximttm Stresses under Concentrated Loads. 8vo, i 50 

Bdgcumbe, K. Industrial Electrical Measuring Instruments Svo, *2 50 

Eissler, M. The Metallurgy of Gold Svo 7 50 

The Hydrometallurgy of Copper Svo, *4 50 

The Metallurgy of Silver Svo, 4 00 

The Metallurgy of Argentiferous Lead Svo, 5 00 

Cyanide Process for the Extraction of Gold Svo, 3 00 

A Handbook on Modem Explosives Svo, 5 00 

Ekin, T. C. Water Pipe and Sewage Discharge Diagrams folio, *3 00 

Eliot, C. W., and Storer, F. H. Compendious Manual of Qualitative 

Chemical Analjrsis ximo, *x 25 

Elliot, Major G. H. European Light-house Systems Svo, 5 00 

Eimis, Wm. D. Linseed Oil and Other Seed Oils Svo, *4 00 

Applied Thermodynamics Svo *4 50 

Flying Machines To-day iimo, *i 50 

Vapors for Heat Engines xamo, *x 00 

Erfurt, J. Dyeing of Paper Pulp. Trans, by J. Hubner Svo, *7 50 

Erskine-Murray, J. A Handbook of Wireless Telegraphy Svo, *s 50 

Evans, C. A. Macadamized Roads (In Press.) 

Ewing, A. J. Magnetic Induction in Iron Svo, *4 00 

Fairie, J. Notes on Lead Ores iimo, '^'i 00 

Notes on Pottery Clays i2mo, *i 50 

Fairley, W., and Andre, Geo. J. Ventilation of Coal Mines. (Science 

Series No. 5S.) i6mo, o 50 

Fairweather, W. C. Foreign and Colonial Patent Laws Svo, '''3 00 

Fanning, J. T. Hydraulic and Water-supply Engineering Svo, *5 00 

Fauth, P. The Moon in Modem Astronomy. Trans, by J. McCabe. 

Svo, *2 00 

Fay, L W. The Coal-tar Colors Svo, *4 00 

Fembach, R. L. Glue and Gelatine Svo, *3 00 

Chemical Aspects of Silk Manufacture xamo, *x 00 

Fischer, E. The Preparation of Organic Compounds. Trans, by R. V. 

Stanford xamo, *i 25 

Fish, J. C. L. Lettering of Working Drawings Oblong Svo, x 00 

Fisher, H. K. C, and Darby, W. C. Submarine Cable Testing Svo, '''3 50 

Fiske, Lieut B. A. Electricity in Theory and Practice Svo, 2 50 

Fleischmann, W. The Book of the Dairy. Trans, by C. M. Aikman. Svo, 4 00 
Fleming, J. A. The Alternate-current Transformer. TwoVolumesI Svo. 

Vol. I. The Induction of Electric Currents *5 00 

Vol. n. The Utilization of Induced Currents '^'S 00 

Propagation of Electric Currents Svo, *3 00 

Centenary of the Electrical Current Svo, *o 50 

Electric Lamps and Electric Lighting Svo, *3 00 

Electrical Laboratory Notes and Forms 4to, ♦$ 00 

A Handbook for the Electrical Laboratory and Testing Room. Two 

Volumes Svo, each, *5 00 

Fluery, H. The Calculus Without Limits or Infinitesimals. Trans, by 
C. 0. Mailloux {In Press.) 
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Kijnn, P. J. Flow of Water. (Science Series No. S4.) z6mo, o 50 

Hydraulic Tables. (Science Series No. 66.) z6mo, o 50 

Foley, N. British and American Customary and Metric Measures, .folio, *3 00 
Foster, H. A. Electrical Engineers' Pocket-book. {Sixth Edition,) 

i2mo, leather, 5 00 

Engineering Valuation of Public Utilities and Factories 8vo, *$ 00 

Foster, Gen. J. G. Submarine Blasting in Boston (Mass.) Harbor. . . . 4to, 3 50 

Fowle, F. F. Overhead Transmission Line Crossings i2mo, *i 50 

The Solution of Alternating Current Problems 8vo {In Press.) 

Fox, W. G. Transition Curves. (Science Series No. zxo.) i6mo, o 50 

Fox, W., and Thomas, C. W. Practical Course in Mechanical Draw- 
ing i2mo, I 25 

Foye, J. C. Chemical Problems. (Science Series No. 69.) i6mo, o 50 

Handbook of Mineralogy. (Science Series No. 86.) z6mo, o 50 

Francis, J. B. Lowell Hydraulic Experiments 4to, 15 00 

Freudemacher, P. W. Electrical IGning Lostallations. (Installation 

Manuals Series ) xamo, *i 00 

Frith, J. Alternating Current Design 8vo, *2 00 

Fritsch, J. Manufacture of Chemical Manures. Trans, by D. Grant. 

8vo, *4 00 

F!rye, A. L Civil Engineers' Pocket-book zsmo, leather. 

Fuller, G. W. Investigations into the Purification of the Ohio River. 

4 to. *io 00 

Fumell, J. Paints, Colors, Oils, and Varnishes 8vo, *i 00 

Gairdner, J. W. L Earthwork. 8vo, {In Press,) 

Gant, L. W. Elements of Electric Traction 8vo, *2 50 

Garforth, W. E. Rules for Recovering Coal Mines after Explosions and 

Fires i2mo, leather, i 50 

Gaudard, J. Foundations. (Science Series No. 34.) i6mo, o 50 

Gear, H. B., and Williams, P. F. Electric Central Station Distribution 

Systems 8vo, *3 00 

Geerligs, H. C. P. Cane Sugar and Its Manufacture 8vO, *5 00 

Geikie, J. Structural and Field Geology 8vo, ^4 00 

Gerber, N. Analysis of Milk, Condensed Milk, and Infants' Milk-Food. 8vo, i 25 
Gerhard, W. P. Sanitation, Watersupply and Sewage Disposal of Country 

Houses i2mo, *2 00 

Gas Lighting. (Science Series No. iii.) i6mo, o 50 

-; — Household Wastes. (Science Series No. 97.) z6mo, o 50 

House Drainage. (Science Series No. 63.) x6mo, o 50 

Sanitary Drainage of Buildings. (Science Series No. 93.) i6mo, o 50 

Gerhardi, C. W. H. Electricity Meters 8vo, *4 00 

Geschwind, L. Manufacture of Alum and Sulphates. Trans, by C. 

Salter 8vo, ♦$ 00 

Gibbs, W. E. Lighting by Acetylene z2mo, *i 50 

Physics of Solids and Fluids. (Carnegie Technical School's Text- 
books.) *z 50 

Gibson, A. H. Hydraulics and Its Application 8vo, *5 00 

Water Hammer in Hydraulic Pipe Lines z2mo, *2 00 

Gnbreth, F. B. Motion Study. x2mo, *2 00 

Primer of Scientific Management z2mo, *i 00 
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Gillmore, Gen. Q. A. Limes, Hydraulic Cements acd Mortars 8vo, 

Roads, Streets, and Pavements zamo, 

Golding, H. A. The Theta-Phi Diagram lamo, 

Goldschmidt, R. Alternating Current Commutator Motor 8vo, 

Goodchild, W. Precious Stones. (Westminster Series.) 8vo, 

Goodeve, T. M. Textbook on the Steam-engine zamo, 

Gore, G. Electrolytic Separation of Metals 8vo, 

Gould, £. S. Arithmetic of the Steam-engine zamo, 

Calculus. (Science Series No. zz3.) z6mo, 

— High Masonry Dams. (Science Series No. aa.) z6mo, 

Practical Hydrostatics and Hydrostatic Formulas. (Science Series 

Wo. ZZ7.) z6mo, o 50 

Grant, J. Brewing and Distilling. (Westminster Series.) 8vo (In Press.) 

Gratacap, L. P. A Popular Guide to Bftinerals Svo (In Press.) 

Gray, J. Electrical Influence Machines z2mo, 2 00 

Marine Boiler Design z2mo, (In Press.) 

Greenhill, G. Dynamics of Mechanical Flight Svo, (In Press.) 

Greenwood, E. Classified Guide to Technical and Commercial Books. Svo, *3 00 

Gregorius, R. Mineral Waxes. Trans, by C. Salter zamo, ^3 00 

Griffiths, A. B. A Treatise on Manures Z2mo, 3 00 

Dental Metallurgy Svo, ^3 50 

Gross, E. Hops Svo, *4 50 

Grossman, J. Ammonia and Its Compounds z2mo, *z 25 

Groth, L. A. Welding and Cutting Metals by Gases or Electricity Svo, *3 00 

Grover, F. Modem Gas and Oil Engines Svo, *2 00 

Gruner, A. Power-loom Weaving Svo, ^3 00 

Gtildner, Hugo. Internal Combustion Engines. Trans, by H. Diederichs. 

4to, *zo 00 

Gunther, C. O. Integration Z2mo, *r 25 

Gurden, R. L. Traverse Tables folio, half morocco, *y 50 

Guy, A. E. Experiments on the Flexure of Beams. Svo, *z 25 

Haeder, H. Handbook on the Steam-engine. Trans, by H. H. P. 

Powles z2mo, 3 00 

Hainbach, R. Pottery Decoration. Trans, by C. Slater Z2mo, *3 00 

Haenig, A. Emery and Emery Industry Svo, (In Press.) 

Hale, W. J. Calculations of General Chemistry Z2mo, *z 00 

Hall, C. H. Chemistry of Paints and Paint Vehicles i2mo, *2 00 

Hall, R. H. Governors and Governing Mechanism z2mo, *2 00 

Hall, W. S. Elements of the Differential and Integral Calculus Svo, *2 25 

Descriptive Geometry Svo volume and a 4to atlas, *3 50 

Haller, G. F., and Cunningham, E. T. The Tesla Coil i2mo, *z 25 

Halsey, F. A. Slide Valve Gears. Z2mo, z 50 

The Use of the Slide Rule. (Science Series No. ZZ4.) i6mo, o 50 

Worm and Spiral Gearing. (Science Series No. zz6.) i6mo, o 50 

Hamilton, W. G. Useful Information for Railway Men i6mo, z 00 

Hammer, W. J. Radium and Other Radio-active Substances Svo, *z 00 

Hancock, H. Textbook of Mechanics and Hydrostatics Svo, z so 

Hardy, E. Elementary Principles of Graphic Statics Z2mo, *z 50 

Harrison, W. B. The Mechanics' Tool-book z2mo, z 50 

Hart, J. W. External Plumbing Work Svo, ^3 00 
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Hart, J. W. Hints to Plomben on Joint Wiping 8vo, 

Principles of Hot Water Supply 8vo, 

Sanitary Plumbing and Drainage 8vo, 

Haskins, C. H. The Galvanometer and Its Uses i6mo, 

Hatt, J. A. H. The Colorist square z2mo, 

Hausbrand, £. Drying by Means of Abr and Steam. Trans, by A. C. 

Wright I2m0y 

Evaporating, Condensing and Cooling Apparatus. Trans, by A. C. 

Wright 8vo, *$ 00 

Hausner, A. Manufacture of Preserved Foods and Sweetmeats. Trans. 

by A. Morris and H. Robson 8vo, 

Hawke, W. H. Premier Cipher Telegraphic Code 4tOy 

100,000 Words Supplement to the Premier Code 4to, 

Hawkesworth, J. Graphical Handbook for Reinforced Concrete Design. 

4to, 

Hay, A. Alternating Currents 8vo, 

Electrical Distributing Networks and Distributing Lines 8vo, 

Continuous Current Engineering 8vo, 

Heap, Major D. P. Electrical Appliances 8vo, 

Heaviside, O. Electromagnetic Theory. Two Volumes 8vo, each. 

Heck, R. C. H. The Steam Engine and Turbine 8vo, 

Steam-Engine and Other Steam Motors. Two Volumes. 

Vol. I. Thermodynamics and the Mechanics 8vo, 

VoL n. Form, Construction, and Working 8vo, 

Notes on Elementary Kinematics 8vo, boards, 

Graphics of Machine Forces 8vo, boards. 

Hedges, K. Modem Lightning Conductors 8vo, 

Heermann, P. Dyers' Materials. Trans, by A. C. Wright i2mo, 

Hellot, Macquer and D'Apligny. Art of Dyeing Wool, Silk and Cotton. 

8vo, 
Henrici, O. Skeleton Structures. 8vo, 

Hering, D. W. Essentials of Phjrsics for College Students 8vo, 

Hering-Shaw, A. Domestic Sanitation and Plumbing. Two Vols. .. 8vo, 

Elementary Science 8vo, 

Herrmann, G. The Graphical Statics of Mechanism. Trans, by A. P. 

Smith i2mo, 

Herzfeld, J. Testing of Yams and Textile Fabrics 8vo, 

Hildebrandt, A. Airships, Past and Present 8vo, 

Hildenbrand, B. W. Cable-Making. (Science Series No. 32.) i6mo, 

Hilditch, T. P. A Concise History of Chemistry i2mo. 

Hill, J. W. The Purification of Public Water Supplies. New Edition. 

(In Press.) 

Interpretation of Water Analysis {In Press.) 

Hiroi, I. Plate Girder Construction. (Science Series No. 95.) i6mo, 

Statically-Indeterminate Stresses i2mo, 

Hirshfeld, C. F. Engineering Thermodynamics. (Science Series No. 45.) 

i6mo, 
Ho'bart, H. M. Heavy Electrical Engineering 8vo, 

Design of Static Transformers lamo, 

Electricity 8vo, 

Electric Trains 8vo, 
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Hobarti H. If. BlectriG Propulsioii of Ships Svo, 

Hobart, J. F. BUtrd Soldering, Soft Soldering and Brazing. lamo, 

(In Press.) 

Hobbs, W. R. P. The Arithmetic of Electrical Measurements i2mo, 

Ho£f, J. R. Paint and Varnish Facts and Formulas zimo, 

Hoff, Com. W. B. The Avoidance of Collisions at Sea. . . i6mo, morocco, 

Hole, W. The Distribution of Gas 8vo, 

HoUey, A. L. Railway Practice folio. 

Holmes, A. B. The Electric Light Popularly Explained .... iamo« paper, 

Hopkins, N. M. Experimental Electrochemistry 8vo, 

Model Engines and Small Boats zimo, 

Hopkinson, J. Shoolbred, J. R., and Day, R. £. Dynamic Electricity. 

(Science Series No. 71.) i6mo, 

Horner, J. Engineers* Turning 8vo, 

Metal Turning i2mo, 

Toothed Gearing zimo, 

Houghton, C. £• The Elements of Mechanics of Materials zamo, 

HouUevigue, L. The Evolution of the Sciences 8vo, 

Howe, G. Mathematics for the Practical Man zamo, 

Howorth, J. Repairing and Riveting Glass, China and Earthenware. 

8vo, paper, 

Hubbard, E. The Utilization of Wood-waste 8vo, 

Hiibner, J. Bleaching and Dyeing of Vegetable and Fibrous Materials 

(Outlines of Industrial Chemistry) 8vo, (In Press.) 

Hudson, O. F. Iron and Steel. (Outlines of Industrial Chemistry.) 

8vo, (In Press.) 
Humper, W. Calculation of Strains in Girders i2mo, 

Humphreys, A. C. The Business Features of Engineering Practice . 8vo, 

Hunter, A. Bridge Work 8vo, (In Press.) 

Hurst, G. H. Handbook of the Theory of Color 8vo, 

Dictionary of Chemicals and Raw Products 8vo, 

Lubricating Oils, Fats and Greases 8vo, 

Soaps 8vo, 

Textile Soaps and Oils 8vo, 

Hurst, H. E., and Lattey, R. T. Text-book of Physics 8vo, 

Hutchinson, R. W., Jr. Long Distance Electric Power Transmission. 

z2mo, 
Hutchinson, R. W., Jr., and Ihlseng, M. C. Electricity in Mining. . z2mo, 

(In Press) 
Hutchinson, W. B. Patents and How to Make Money Out of Them. z2mo, 

Hutton, W. S. Steam-boiler Construction 8vo, 

Practical Engineer's Handbook 8vo, 

The Works* Manager's Handbook 8vo, 

Hyde, E. W. Skew Arches. (Science Series No. Z5.) z6mo. 

Induction Coils. (Science Series No. 53.) i6mo. 

Ingle, H. Manual of Agricultural Chemistry 8vo, 

Innes, C. H. Problems in Machine Design Z2mo, 

Air Compressors and Blowing Engines. Z2mo, 

Centrifugal Pumps Z2mo, 

The Fan Z2mo, 
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14 D. VAN NOSTRAND COMPANY'S SHORT TITLE CATALOG 

Itharwoody B. F. Bngineering Precedenti for StMun Machinery Sto, 2 50 

iTAtts, B. B. Railway Maoagement at Stations. 8fO, *2 50 

Jacob, A., and Gould, B. S. On the Detignhig and Constmction of 

Storage Reseryoirs. (Science Series No. 6.) z6mO| 

Jamleson, A. Text Book on Steam and Steam Bngines 8fO, 

*-^ Blementary Manual on Steam and the Steam Bngine zamo, 

Jannettaz, B. Guide to the Determination of Rocks. Trans, by G. W. 

Plympton zamo, 

Jehl, F. Manufacture of Carbons 8fO, 

Jennings, A. S. Commercial Paints and Painting. (Westminster Series.) 

8vo (In Press.) 

Jennison, F. H. The Manufacture of Lake Pigments 8vo, 

Jepson, G. Cams and the Principles of their Construction 8vo, 

Mechanical Drawing 8vo (In Preparatum.) 

Jockin, W. Arithmetic of the Gold and Silversmith zamo, 

Johnson, G. L. Photographic Optics and Color Photography 8vo, 

Johnson, J. H. Arc Lamps and Accessory Apparatus. (Installation 

Manuals Series.) zamo, 

Johnson, T. M. Ship Wiring and Fitting. (Installation Manuak 

Series) zamo, 

Johnson, W. H. The Cultivation and Preparation of Para Rubber. . .8vo, 

Johnson, W. McA. The Metallurgy of Nickel (In Preparation.) 

Johnston, J. F. W., and Cameron, C. Elements of Agricultural Chemistry 

and Geology zamo, 

Joly, J. Raidoactivity and Geology zamo, 

Jones, H. C. Electrical Nature of Matter and Radioactivity zamo, 

Jones, M. W. Testing Raw Materials Used in Paint zamo, 

Jones, L., and Scard, F. I. Manufacture of Cane Sugar 8vo, 

Jordan, L. C. Practical Railway Spiral zamo. Leather, (In Press.) 

Joynson, F. H. Designing and Construction of Machine Gearing 8vo, 

Jttptner, H. F. V. Siderology: The Science of Iron 8vo, 

Kansas City Bridge 4to, 

Kapp, G. Alternate Current Machinery. (Science Series No. 96.) . z6mo, 

Electric Transmission of Energy zamo, 

Keim, A. W. Prevention of Dampness in Buildings 8vo, 

Keller, S. S. Mathematics for Engineering Students, zamo, half leather. 

Algebra and Trigonometry, with a Chapter on Vectors *z 75 

Special Algebra Edition 

Plane and Solid Geometry *z as 

Analytical Geometry and Calculus *3 00 

Kelsey, W. R. Continuous-current Dynamos and Motors 8vo, *2 50 

Kemble, W. T., and Underbill, C. R. The Periodic Law and the Hydrogen 

Spectrum 8vo, paper, *o 50 

Kemp, J. F. Handbook of Rocks Svo, *z 50 

Kendall, B. Twelve Figure Cipher Code 4to, *za 50 

Kennedy, A« B. W., and Thurston, R. H. Kinematics of Machinery. 

(Science Series No. 54.) z6mo, o 50 

Kennedy, A. B. W., Unwin, W. C, and Idell, F. E. Compressed Air. 

(Science Series No. zo6.) z6mo, o 50 
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KemiftdyyR. Modem Engines and Power Generators. Six Volumes. 4to, 

Single Vplumes each, 

Electrical Installations. Five Volomes 4to, 

Single Volumes each, 

Flying Machines; Practice and Design lamo, 

Principles of Aeroplane Construction. 8vo, 

Kennelly, A £. Electro-djrnamic Machinery 8to, 

Kent, W. Strength of Materials. (Science Series No. 41.) i6mo, 

Kershaw, J. B. C. Fuel, Water and Gas Analjrsis 8vo, 

Electrometallurgy. (Westminster Series.) 8to, 

The Electric Furnace in Iron and Steel Production lamo, 

Kinzbrunner, C. Alternate Current Windings 8vo, 

Continuous Current Armatures 8vo, 

Testing of Alternating Current Machines 8vo, 

Kirkaldy, W. G. David Kirkaldy's System of Mechanical Testing. . . .4to, 

Kirkbride, J. Engraving for Illustration 8vo, 

Kirkwood, J. P. Filtration of River Waters 4to, 

Klein, J. F. Design of a High-speed Steam-engine 8vo, 

Physical Significance of Entropy 8vo, 

Kleinhans, F. B. Boiler Construction 8vo, 

Knight, R.-Adm. A. M. Modem Seamanship 8vo, 

Half morocco *g 

Knox, W. F. Logarithm Tables (In Preparation.) 

Knott, C. G., and Mackay, J. S. Practical Mathematics 8vo, 

Koester, F. Steam-Electric Power Plants 4to, 

Hydroelectric Developments and Engineering 4to, 

KoUer, T. The Utilization of Waste Products 8vo, 

Cosmetics 8vo, 

Kretchmar, K. Yam and Warp Sizing 8vo, 

Krischke, A. Gas and Oil Engines zamo, 

Lambert, T. Lead and its Compounds 8vo, 

Bone Products and Manures 8vo, 

Lambom, L. L. Cottonseed Products 8vo, 

Modem Soaps, Candles, and Glycerin 8vo, 

Lamprecht, R. Recovery Work After Pit Fbres. Trans, by C. Salter . . 8vo, 
Lanchester, F. W. Aerial Flight. Two Volumes. 8vo. 

Vol. I. Aerodynamics *6 00 

Aerial Flight VoL H. Aerodonetics *6 00 

Lamer, E. T. Principles of Alternating Currents zamo, *z 25 

Larrabee, C. S. Cipher and Secret Letter and Telegraphic Code. . . . z6mo, o 60 

La Rue, B. F. Swing Bridges. (Science Series No. Z07.) z6mo, o 50 

Lassar-Cohn, Dr. Modem Scientific Chemistry. Trans, by M. M. Patti- 

son Muir zamo, *2 00 

Latimer, L. H., Field, C. J., and Howell, J. W. Incandescent Electric 

Lighting. (Science Series No. 57.) z6mo, o 50 

Latta, M. N. Handbook of American Gas-Engineering Practice 8vo, ^4 50 

American Producer Gas Practice 4to, *6 00 

Leask, A. R. Breakdowns at Sea zamo, a 00 

Refrigerating Machinery zamo, a 00 

Lecky, S. T. S. " Wrmkles " in Practical Navigation 8vo, ♦S 
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Le Doux, M. Ice-Making Machines. (Science Series No. 46.) z6mO| o 50 

LeedSy C. C. Mechanical Drawing foi Trade Schools oblong 4to, 

High School Edition *i 35 

Machinery Trades Edition *2 00 

Lef^vre, L. Architectural Pottery. Trans, by H. K. Bird and W. M. 

Binns 4to, ^7 50 

Lehner, S. Ink Manufacture. Trans, by A. Morris and H. Robson. .8vo, *3 50 

Lemstrom, S. Electricity in Agriculture and Horticulture 8vo, *z 50 

Le Van, W. B. Steam-Bngine Indicator. (Science Series No. 78.) . i6mo, o 50 

Lewes, V. B. Liquid and Gaseous Fuels. (Westminster Series.) 8vo, *2 00 

Lewis, L. P. Railway Signal Engineering 8vo, *3 50 

Lieber, B. F. Lieber's Standard Telegraphic Code 8vo, *zo 00 

Code. German Edition 8vo, *io 00 

Spanish Edition 8vo, *io 00 

French Edition. 8vo, ♦lo 00 

Terminal Index 8vo, ♦a 50 

Lieber's Appendix folio, ♦is 00 

Handy Tables 4to, *2 50 

Bankers and Stockbrokers' Code and Merchants and Shippers' Blank 

Tables 8vo, *i5 00 

— r- 100,000,000 Combination Code 8vo, *io 00 

Engineering Code 8vo, *i2 50 

Livermore, V. P., and Williams, J. How to Become a Competent Motor- 
man Z2mo, *i 00 

Livingstone, R. Design and Construction of Commutators 8vo, *2 25 

Lobben, P. Machinists' and Draftsmen's Handbook 8vo, 2 50 

Locke, A. G. and C. G. Manufacture of Sulphuric Acid 8vo, 10 00 

Lockwood, T. D. Electricity, Magnetism, and Electro-telegraph 8vo, 2 50 

Electrical Measurement and the Galvanometer •. . . i2mo, o 75 

Lodge, O. J. Elementary Mechanics i2mo, i 50 

Signalling Across Space without Wires 8vo, *2 00 

Loewenstein, L. C, and Crissey, C. P. Centrifugal Pumps *4 50 

Lord, R. T. Decorative and Fancy Fabrics 8vo, *s 50 

Loring, A. ^. A Handbook of the Electromagnetic Telegraph i6mo, o 50 

Handbook. (Science Series No. 39.) i6mo, o 50 

Low, D. A. Applied Mechanics (Elementary) z6mo, o 80 

Lttbschez, B J. Perspective (In Presi.) 

Lucke, C. B.* Gas Engine Design 8vo, ^3 00 

Power Plants: Design, Efficiency, and Power Costs. 2 vols. (In Preparation.) 

Lunge, G. Coal-tar and Ammonia. Two Volumes 8vo, ♦is 00 

Manufacture of Sulphuric Acid and Alkali. Four Volumes 8vo, 

Vol. L Sulphuric Acid. In two parts ♦is 00 

VoL n. SaltCake, Hydrochloric Acid and Leblanc Soda. In two parts ♦ IS 00 

Vol. in. Ammonia Soda ♦lo 00 

VoL IV. Electrolytic Methods (In Press.) 

Technical Chemists' Handbook i2mo, leather, ^3 so 

Technical Methods of Chemical Analysis. Trans, by C. A. Keane. 

in collaboration with the corps of specialists. 

VoL I. In two parts 8vo, ♦is 00 

VoL n. In two parts 8vo, ♦iS 00 

Vol. m (In Preparation.) 
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Lopton, A., Parr, G. D. A., and Perkin, H. Electricity as Applied to 

Mining 8vo, *4 50 

Laqner, L. M. Minerals in Rock Sections 8vo, *i 50 

Macewen, H. A. Food Inspection 8vo, 

Mackenzie, N. F. Rotes on Irrigation Works Svo, 

Mackie, J. How to Make a Woolen Mill Pay 8vo, 

Mackrow, C. Naval Architect's and Shipbuilder's Pocket-book. 

i6mo, leather, 

Maguire, Wm. R. Domestic Sanitary Drainage and Plumbing 8vo, 

Mallet, A. Compound Engines. Trans, by R. R. BueL (Science Series 

No. 10.) i6mo, 

Mansfield, A. N. Electro-magnets. (Science Series No. 64.) i6mo, 

Marks, £. C. R. Construction of Cranes and Lifting Machinery iimo, 

Construction and Working of Pumps iimo, 

Manufacture of Iron and Steel Tubes iimo, 

Mechanical Engineering Materials iimo, 

Marks, G. C. Hydraulic Power Engineering 8vo, 

Inventions, Patents and Designs iimo, 

Marlow, T. G. Drying Machinery and Practice 8vo, 

Marsh, C. F. Concise Treatise on Reinforced Concrete 8vo, 

Reinforced Concrete Compression Member Diagram. Mounted on 

Cloth Boards *i 

Marsh, C. F., and Dunn, W. Reinforced Concrete 4to, 

Marsh, C. F., and Dunn, W. Manual of Reinforced Concrete and Con- 
crete Block Construction .-. i6mo, morocco, *2 50 

Marshall, W. J., and Sankey, H. R. Gas Engines. (Westminster Series.) 

8vo, *2 00 

Martin. G, Triumphs and Wonders of Modem Chemistry 8vo, *a 00 

Martin, N. Properties and Design of Reinforced Concrete. 

(In Press.) ] 
Massie, W. W., and Underhill, C. R. Wireless Telegraphy and Telephony. 

i2mo, *i 00 
Matheson, D. Australian Saw-Miller's Log and Timber Ready Reckoner. 

i2mo, leather, i 50 

Mathot, R. E. Internal Combustion Engines 8vo, *6 00 

Maurice, W. Electric Blasting Apparatus and Explosives 8vo, *3 50 

Shot Firer's Guide 8vo, *! 50 

Maxwell, J. C. Matter and Motion. (Science Series No. 36.) i6mo, 50 

Maxwell, W. H., and Brown, J. T. Encyclopedia of Municipal and Sani- 
tary Engineering 4to, ♦lo 00 

Mayer, A. M. Lecture Notes on Physics 8vo, 2 00 

McCullough, R. S. Mechanical Theory of Heat 8vo, 3 50 

Mcintosh, J. G. Technology of Sugar 8vo, ^4 50 

Industrial Alcohol 8vo, ^3 00 

Manufacture of Varnishes and Kindred Industries. Three Volumes. 

8vo. 

Vol. I. Oil Crushing, Refining and Boiling *3 50 

Vol. n. Varnish Materials and Oil Varnish Making *4 00 

Vol. m. Spirit Varnishes and Materials *4 So 

McKnight, J. D., and Brown, A. W. Marine Multitubular Boilers '*'z 50 
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MdCaster, J. B. Bridge and Tmuid Centnt. (Science Soies No. 20.) 

i6mo, 

McMechen, F. L. Tests for Ores, Minerals and Metals lamo, 

McNeill, B. McNeiU's Code 8vo, 

McPherson, J. A. Water-works Distribution 8vo, 

Melick, C. W. Dairy Laboratory Guide lamo, 

Merck, £. Chemical Reagents; Their Purity and Tests 8vo, 

Merritt, Wm. H. Field Testing for Gold and Silver i6mo, leather, 

Messer, W. A. Railway Permanent Way 8vo, (In Pre$B,) 

Meyer, J. G. A., and Pecker, C. G. Mechanical Drawing and Machine 

Design 4to, 

Michell, S. Mine Drainage 8vo, 

Mierzinsld, S. Waterproofing of Fabrics. Trans, by A. Morris and H. 

Robson 8vo, 

MiUer, £. H. Quantitative Analysis for Mining Engineers 8vo, 

MiUer, G. A. Determinants. (Science Series No. 105.) i6mo, 

Mihoy, M. E. W. Home Lace-making iimo, 

Minifie, W. Mechanical Drawing 8vo, 

Mitchell, C. A., and Prideaux, R. M. Fibres Used in Textile and Allied 

Industries 8vo, 

Modem Meteorology i2mo, 

Monckton, C. C. F. Radiotelegraphy. (Westminster Series.) 8vo, 

Monteverde, R. D. Vest Pocket Glossary of English-Spanish, Spanish- 
English Technical Terms 64mo, leather, *i 00 

Moore, E. C. S. New Tables for the Complete Solution of Ganguillet and 

Kutter's Formula 8vo, *5 00 

Morecroft, J. H., and Hehre, F. W. Short Course in Electrical Testing. 

8vo, 
Moreing, C. A., and Neal, T. New General and Mining Telegraph Code, 8vo, 

Morgan, A. P. Wireless Telegraph Apparatus for Amateurs i2mo, 

Moses, A. J. The Characters of Crystals 8to, 

Moses, A. J., and Parsons, C. L. Elements of Mineralogy 8vo, 

Moss, S. A. Elements of Gas Engine Design. (Science Series No.i2i.)i6mo, 
The Lay-out of Corliss Valve Gears. (Science Series No. Z19.). z6mo, 

Mulford, A. C. Boundaries and Landmarks (In Press.) 

MuUin, J. P. Modern Moulding and Pattern-making z2mo, 2 50 

Munby, A. E. Chemistry and Physics of Building Materials. (Westmin- 
ster Series.) 8vo, *2 00 

Murphy, J. G. Practical Mining i6mo, i 00 

Murray, J. A. Soils and Manures. (Westminster Series.) Svo, *2 00 

Naquet, A. Legal Chemistry i2mo, 2 00 

Nasmith, J. The Student's Cotton Spinning Svo, 3 -^oo 

Recent Cotton Mill Construction i2mo, 2foo 

Neave, G. B., and Heilbron, I. M. Identification of Organic Compounds, m N 

i2mo, *z 25 

Neilson, R. M. Aeroplane Patents Svo, *2 00 

Nerz, F. Searchlights. Trans, by C. Rodgers Svo, *3 00 

Nesbit, A. F. Electricity and Magnetism (In Preparaiian.) 

Neuberger, H., and Noalhat, H. Technology of Petroleum. Trans, by J. 

G. Mcintosh Svo, ♦lo^oo 
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Newall, J. W. Drawing, Sizing and Cutting Bevel-gears 8to, z 50 

Nicoly G. Ship Construction and Calculations 8vo, *4 50 

Ripher, F. B. Tlteory of Magnetic Measurements lamo, i 00 

llisbet, H. Grammar of Textile Design 8to, *3 00 

Nolauy H. The Teltocope. (Science Series No. 51.) z6mo, o 50 

NoU, A. How to Wire Buildings i2mo, z 50 

North, H. B. Laboratory Notes of Experiments and General Chemistry. 

(In Press.) 

Nugent, £. Treatise on Optics zamo, z 50 

O'Connor, H. The Gas Engineer's Poclcetbook. z2mo, leather, 3 50 

Petrol Air Gas: zamo, ♦o 75 

Ohm, G. S., and Lockwood, T. D. Galvanic Circuit Translated by 

William Francis. (Science Series No. zoa.) z6mo, o 50 

Olsen, J. C. Text-book of Quantitative Chemical Analysis 8vo, ^4 00 

Olsson, A. Motor Control, in Turret Turning and Gun Elevating. (U. S. 

Navy Electrical Series, No. z.) zamo, paper, '*'o 50 

Oudin, M. A. Standard Polyphase Apparatus and Systems 8vo, *3 00 

Pakes, W. C. C, and Nankivell, A. T. The Science of Hygiene. .8vo, *z 75 

Palaz, A. Industrial Photometry. Trans, by G. W. Patterson, Jr. . . 8vo, *4 00 

Pamely, C. Colliery Manager's Handbook 8vo, *io 00 

Parr, G. D. A Electrical Engineering Measuring Instruments 8vo, *3 50 

Parry, E. J. Chemistry of Essential Oils and Artificial Perfumes .... 8vo, *5 00 

Foods and Drugs. Two Volumes 8vo, 

Vol. I. Chemical and Microscopical Analysis of Foods and Drugs. *7 5o 

Vol. n. Sale of Food and Drugs Act *3 00 

Parry, E. J., and Coste. J. H. Chemistry of Pigments 8vo, *4 50 

Parry, L. A. Risk and Dangers of Various Occupations 8vo, *3 00 

Parshall, H. F., and Hobart, H. M. Armature Windings 4to, *7 50 

Electric Railway Engineering 4to, ♦zo 00 

Parshall, H. F., and Parry, E. Electrical Equipment of Tramways. . . . (In Press.) 

Parsons, S. J. Malleable Cast Iron 8vo, *2 50 

Partington, J. R. Higher Mathematics for Chemical Students. .z2mo, *2 00 

Passmore, A. C. Technical Terms Used in Architecture 8vo, *3 50 

Paterson, G. W. L. Wiring Calculations zamo, *2 00 

Patterson, D. The Color Printing of Carpet Yams 8vo, *3 50 

Color Matching on Textiles 8vo, *3 00 

The Science of Color Mixing 8vo, ^3 00 

Paulding, C. P. Condensation of Steam in Covered and Bare Pipes. 

8vo, *2 00 

Transmission of Heat through Cold-storage Insulation zamo, *z 00 

Payne, D. W. Iron Founders' Handbook (In Press.) 

Peddle, R. A. Engineering and Metallurgical Books zamo, 

Peirce, B. System of Analjrtic Mechanics 4to, zo 00 

Pendred, V. The Railway Locomotive. (Westminster Series.) 8vo, *2 00 

Perkin, F. M. Practical Methods of Inorganic Chemistry zamo, *z 00 

Perrigo, O. E. Change Gear Devices 8vo, z 00 

Perrine, F. A. C. Conductors for Electrical Distribution 8vo, ^3 50 

Perry, J. Applied Mechanics 8vo, *2 50 

Petit, G. White Lead and Zinc White Paints 8vo, ^z 50 
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Petit, R. How to Build an Aeroplane. Trans, by T. O'B. Hubbard, and 

J. H. Ledeboer 8vo, 

Pettit, Lieut J. S. Graphic Processes. (Science Series No. 76.) . . . i6mo, 
Philbrick, P. H. Beams and Girders. (Science Series No. 88.) . . . z6nio, 

Phillips, J. Engineering Chemistry 8vo, 

Gold Assaying 8vo, 

Dangerous Goods 8vo, 

Phin, J. Seven Follies of Science lamo, 

Pickworth, C. N. The Indicator Handbook. Two Volumes. . xamo, each, 

Logarithms for Beginners iimo, boards, 

The Slide Rule lamo, 

Plattner's Manual of Blow-pipe Analysis. Eighth Edition, revised. Trans. 

by H. B. Cornwall 8vo, 

Plympton, G. W. The Aneroid Barometer. (Science Series No. 35.) i6mo, 

How to become an Engineer. (Science Series No. 100.) z6mo, 

Van Nostrand's Table Book. (Science Series No. 104.) i6mo, 

Pochet, M. L. Steam Injectors. Translated from the French. (Science 

Series No. 39.) i6mo. 

Pocket Logarithms to Four Places. (Science Series No. 65.) i6mo, 

leather, 

Polleyn, F. Dressings and Finishings for Textile Fabrics 8vo, 

Pope, F. L. Modern Practice of the Electric Telegraph 8vo, 

Popplewell, W. C. Elementary Treatise on Heat and Heat Engines. . i2mo, 

Prevention of Smoke 8vo, 

Strength of Materials 8vo, 

Porter, J. R. Helicopter Flying Machine lamo. 

Potter, T. Concrete 8vo, 

Potts, H. £. Chemistry of the Rubber Industry. (Outlines of Indus- 
trial Chemistry) 8vo, 

Practical Compounding of Oils, Tallow and Grease ^^ 8vo, 

Practical Iron Founding i2mo, 

Pratt, K. Boiler Draught lamo, 

Pray, T., Jr. Twenty Years with the Indicator 8vo, 

Steam Tables and Engine Constant 8vo, 

Calorimeter Tables 8vo, 

Preece, W. H. Electric Lamps (In Press.) 

Prelini, C. Earth and Rock Excavation 8vo, 

Graphical Determination of Earth Slopes 8vo, 

Tunneling. New Edition 8vo, 

Dredging. A Practical Treatise 8vo, 

Prescott, A. B. Organic Analysis 8vo, 

Prescott, A. B., and Johnson, O. C. Qualitative Chemical Analysis. . .8vo, 
Prescott, A. B., and Sullivan, E. C. First Book in Qualitative Chemistry. 

i2mo, 

Prideaux, E. B. R. Problems in Physic^ Chemistry 8vo, 

Pritchard, O. G. The Manufacture of Electric-light Carbons . . 8vo, paper, 
Pullen, W. W. F. Application of Graphic Methods to the Design of 

Structures lamo, 

Injectors: Theory, Construction and Working zamo, 

Pulsifer, W. H. Notes for a History of Lead 8vo, 

Purchase, W. R. Masonry lamo. 
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Putsch^ A. Gas and Coal-dust Firing 8vo, '*'3 oo 

Pynchon, T. R. Introduction to Chemical Physics 8to, 3 00 

Rafter G. W. Mechanics of Ventilation. (Science Series No. 33.) . i6mo, o Sf^ 

Potable Water. (Science Series No. 103.) i6mc 50 

Treatment of Septic Sewage. (Science Series No. zz8.) i6mo 50 

Rafter, G. W., and Baker, M. R. Sewage Disposal in the United States. 

4tOi *6 00 

Raikes, H. P. Sewage Disposal Works 8vo, *4 00 

Railway Shop UiHto-Date 4to, 2 00 

Ramp, H. M. Foundry Practice (In Press.) 

Randall, P. M. Quartz Operator's Handbook. lamo, 2 00 

Randau, P. Enamels and Enamelling 8vo, ^4 00 

Rankine, W. J. M. Applied Mechanics 8vo, 5 00 

Civil Engineering 8vo, 6 50 

-. Machinery and Millwork 8vo, $ 00 

The Steam-engine and Other Prime Movers. 8vo, 5 00 

Useful Rules and Tables 8vo, 4 00 

Rankine, W. J. M., and Bamber, E. F. A Mechanical Text-book. . . .8vo, 3 50 
Raphael, F. C. Localization of Faults in Electric Light and Power Mains. 

8vo, ^3 00 

Rasch, E. Electric Arc. Trans, by JL Tomberg (In Press.) 

Rathbone, R. L. B. Simple Jewellery 8vo, *2 00 

Rateau, A. Flow of Steam through Nozzles and Orifices. Trans, by H. 

B. Brydon 8vo, *i 50 

Rausenberger, F. The Theory of the Recoil of Guns 8vo, *4 50 

Rautenstrauch, W. Notes on the Elements of Machine Design. 8vo, boards, '*'z 50 
Rautenstrauch, W., and Williams, J. T. Machine Drafting and Empirical 

Design. 

Part L Machine Drafting 8vo, *i 25 

Part n. Empirical Design (In Preparation.) 

Raymond, E. B. Alternating Current Engineering i2mo, *2 50 

Rayner, H. Silk Throwmg and Waste Silk Spinning 8vo, *2 50 

Recipes for the Color, Paint, Varnish, Oil, Soap and Drysaltery Trades . 8vo, *3 50 

Recipes for Flint Glass Making i2mo, "^4 50 

Redfem, J. B. Bells, Telephones (Installation Manuals Series) i6mo, 

(In Press,) 

Redwood, B. Petroleum. (Science Series No. 92.) i6mo, o 50 

Reed's Engineers' Handbook 8vo, ♦$ 00 

Key to the Nineteenth Edition of Reed's Engineers' Handbook. .8vo, *3 00 

Useful Hints to Sea-going Engineers i2mo, i 50 

Marine Boilers i2mo, 2 00 

Reinhardt, C. W. Lettering for Draftsmen, Engineers, and Students. 

oblong 4to, boards, z 00 

The Technic of Mechanical Drafting oblong 4to, boards, *z 00 

Reiser, F. Hardening and Tempering of Steel. Trans, by A. Morris and 

H. Robson z2mo, *2 50 

Reiser, N. Faults in the Manufacture of Woolen Goods. Trans, by A. 

Morris and H. Robson 8vo, *2 50 

Spinning and Weaving Calculations 8vo, *5 00 

Renwick, W. G. Marble and Marble Working 8vo, 5 00 
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Reynolds, 0., and Idell, F. B. Triple Bxpansion Engines. (Science 

Series No. 99.) i6mo, o 50 

Rhead, G. F. Simple Structural Woodworlc i2mo, *x 00 

Rice, J. M., and Johnson, W. W. A New Method of Obtainmg the Differ- 
ential of Functions lamo, o 50 

Richardi, W. A. and North, H. B. Manual of Cement Testing. (In Pre9».) 

Richardson, J. The Modern Steam Bngine 8vo, *3 50 

Richardson, S. S. Magnetism and Blectricity iimo, *2 00 

Rideal, S. Glue and Glue Testing .8vo, '*'4 00 

Rings, F. Concrete in Theory and Practice lamo, *2 50 

Ripper, W. Course of Instruction in Machine Drawing folio, '*'6 00 

Roberts, F. C. Figure of the Barth. (Science Series No. 79.) x6mo, o 50 

Roberts, J., Jr. Laboratory Work in Blectrical Bngineering 8vo, *2 00 

Robertson, L. S. Water-tube Boilers 8vo, 

Robinson, J. B. Architectural Composition 8vo, 

Robhison, S. W. Practical Treatise on the Teeth of Wheels. (Science 

Series Bo. 24.) i6mo, 

Railroad Economics. (Science Series Bo. 59.) z6mo, 

Wrought Iron Bridge Members. (Science Series Bo. 60.) z6mo, 

Robson, J. H. Machine Drawing and Sketching 8vo, 

Roebling, J A. Long and Short Span Railway Bridges folio, 

Rogers, A. A Laboratory Guide of Industrial Chemistry zimo, 

Rogers, A., and Aubert, A. B. Industrial Chemistry 8vo, 

Rogers, F. Magnetism of Iron Vessels. (Science Series Bo. 30.) . . i6mo, 
Rohland, P. Colloidal and Cyrstalloidal State of Matter. Trans, by 

W. J. Bridand and H. B. Potts z2mo, 

RoUins, W. Notes on X-Light 8vo, 

RoUinson, C. Alphabets Oblong, .lamo, (In Prew.) 

Rose, J. The Pattern-makers' Assistant 8vo, 

Key to Engines and Engine-running iimo. 

Rose, T. K. The Precious Metals. (Westminster Series.) 8vo, 

Rosenhain, W. Glass Manufacture. (Westminster Series.) 8vo, 

Ross, W. A. Plowpipe in Chemistry and Metallurgy i2mo, 

Rossiter, J. T. Steam Engines. (Westminster Series.). . . .8vo (In Press.) 

Pumps and Pumping Machinery. (Westminster Series.).. 8 vo (In Press,) 

Roth. Physical Chemistry 8vo, 

RouiUion, L. The Economics of Manual Training 8vo, 

Rowan, F. J. Practical Phjrsics of the Modem Steam-boiler Sto, 

Rowan, F. J., and Idell, F. E. Boiler Incrustation and Corrosion. 

(Science Series No. 27.) i6mo, 

Roxburgh, W. General Foundry Practice 8to, 

Ruhmer, E. Wireless Telephony. Trans, by J. Erskine-Murray 8vo, 

Russell, A. Theory of Electric Cables and Networks 8vo, 

Sabine, R. History and Progress of the Electric Telegraph lamo, 

Saeltzer A. Treatise on Acoustics zamo, 

Salomons, D. Electric Light Installations. Z2mo. 

VoL I. The Management of Accumulators 2 50 

VoL n. Apparatus 2 25 

VoL m. Applications z 50 

Sanford, P. G. Nitro-explosives 8vo, *4 00 
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Saunders, C. H. Handbook of Practical Mechanics i6mo, 

leather, 

Saunnier, C. Watchmaker's Handbook lamo, 

Sajrers, H. M. Brakes for Tram Cars 8vo, 

Scheele, C. W. Chemical Essays 8vo, 

Schellen, H. Magneto-electric and Dynamo-electric Machines 8vo, 

Scherer, R. Casein. Trans, by C. Salter 8vo, 

Schidrowitz, P. Rubber, Its Production and Industrial Uses . , 8vo, 

Schindler, K. Iron and Steel Construction Works. 

Schmall, C. N. First Course in Analjrtic Geometry, Plane and Solid. 

i2mo, half leather, 

Schmall, C. N., and Shack, S. M. Elements of Plane Geometry i2mo, 

Schmeer, L. Flow of Water 8vo, 

Schumann, F. A Manual of Heating and Ventilation i2mo, leather, 

Schwarz, E. H. L. Causal Geology. 8to, 

Schweizer, V., Distillation of Resins 8vo, 

Scott, W. W. Qualitatiye Analjrsis. A Laboratory Manual. 8to, 

Scribner, J. M. Engineers' and Mechanics' Companion . . . i6mo, leather, 

Searle, A. B. Modem Brickmaking 8vo, 

Searle, G. M. " Sumners' Method." Condensed and Improved. (Science 

Series No. 124.) i6mo, 

Seaton, A. £. Manual of Marine Engineering 8vo, 

Seaton, A. E., and Rounthwaite, H. M. Pocket-book of Marine Engineer- 
ing i6mo, leather, 3 00 

Seeligmann, T., Torrilhon, G. L., and Falconnet, H. India Rubber and 

Gutta Percha. Trans, by J. G. Mcintosh 8vo, 

Seidell, A. Solubilities of Inorganic and Organic Substances 8vo, 

Sellew, W. H. Steel Rails 4to (In Press.) 

Senter, G. Outlines of Physical Chemistry X2mo, 

Textbook of Inorganic Chemistry i2mo, 

Sever, G. F. Electric Engineering Experiments 8vo, boards, 

Sever, G. F., and Townsend, F. Laboratory and Factory Tests in Electrical, 

Engineering 8vo, 

Sewall, C. H. Wireless Telegraphy 8vo, 

Lessons in Telegraphy i2mo, 

Sewell, T. Elements of Electrical Engineering 8vo, 

The Construction of Djmamos 8mo, 

Sexton, A. H. Fuel and Refractory Materials i2mo, 

Chemistry of the Materials of Engineering i2mo, 

Alloys (Non-Ferrous) 8vo, 

The Metallurgy of Iron and Steel 8vo, 

Seymour, A. Practical Lithography 8vo, 

Modern Printing Inks 8vo, 

Shaw, Henry S. H. Mechanical Integrators. (Science Series No. 83.) 

i6mo, 

Shaw, P. E. Course of Practical Magnetism and Electricity 8vo, 

Shaw, S. History of the Staffordshire Potteries 8vo, 

Chemistry of Compounds Used in Porcelain Manufacture ^vo, 

Shaw, W. N. Forecasting Weaker 8vo, 

^eldon, S., and Hausmann, E. Direct Current Machines i2mo, 

Alternating Current Machines i2mo, 
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Sheldon, S., and Hausnuum, £• Electric Traction and Transmission 

Engineering lamo, 

Sherriff, F. F. Oil Merchants' Manual 12010, 

Shields, J. E. Rotes on Engineering Construction i2mo, 

Shock, W. H. Steam Boilers 4to, half morocco, 

Shreve, S. H. Strength of Bridges and Roofs 8vo, 

Shunk, W. F. The Field Engineer i2mo, morocco, 

Simmons, W. H., and Appleton, H. A. Handbook of Soap Manufacture. 

8vo, 

Simmons, W. H., and Mitchell, C. A. Edible Fats and Oils 8vo, 

Simms, F. W. The Principles and Practice of Leveling Svo, 

Practical Tunneling Svo, 

Simpson, G. The Naval Constructor i2mo, morocco, 

Simpson, W. Foundations Svo, (In Press.) 

Sinclair, A. Development of the Locomotive Engine . . . Svo, half leather, 

Sinclah-, A. Twentieth Century Locomotive Svo, half leather, 

Sindall, R. W. Manufacture of Paper. (Westminster Series.) Svo, 

Sloane, T. O'C. Elementary Electrical Calculations z2mo. 

Smith, C. A. M. Handbook of Testing, MATERIALS Svo, 

Smitii, C. A. M., and Warren, A. G. New Steam Tables Svo, 

Smith, C. F. Practical Alternating Currents and Testing Svo, 

Practical Testing of Dynamos and Motors Svo, 

Smith, F. E. Handbook of General Instruction for Mechanics i2mo. 

Smith, J. C. Manufacture of Paint Svo, 

Smith, R. H. Principles of Machine Work i2mo, 

Elements of Machine Work z2mo. 

Smith, W. Chemistry of Hat Manufacturing i2mo, 

Snell, A. T. Electric Motive Power Svo, 

Snow, W. G. Pocketbook of Steam Heating and Ventilation. (In Press.) 
Snow, W. G., and Nolan, T. Ventilation of Buildings. (Science Series 

No. 5.) i6mo, 

Soddy, F. Radioactivity Svo, 

Solomon, M. Electric Lamps. (Westminster Series.) Svo, 

Sothern, J. W. The Marine Steam Turbine Svo, 

Southcombe, J. E. Paints, OUs and Varnishes. (Outlines of Indus- 
trial Chemistry.) Svo, (In Press,) 

Sozhlet, D. H. Dyeing and Staining Marble. Trans, by A. Morris and 

H. Robson Svo, ^2 50 

Spang, H. W. A Practical Treatise on Lightning Protection i2mo, i 00 

Spangenburg, L. Fatigue of Metals. Translated by S. H. Shreve. 

(Science Series No. 23.) i6mo, 50 

Specht, G. J., Hardy, A. S., McMaster, J.B ., and Walling. Topographical 

Surveying. (Science Series No. 72.) i6mo, 

Speyers, C. L. Text-book of Physical Chemistry Svo, 

Stahl, A. W. Transmission of Power. (Science Series No. 2S.) . . . i6mo, 

Stahl, A. W., and Woods, A. T. Elementary Mechanism i2mo, 

Staley, C, and Pierson, G. S. The Separate System of Sewerage Svo, 

Standage, E^ C. Leatherworkers' Manual Svo, 

Sealing Waxes, Wafers, and Other Adhesives Svo, 

Agglutinants of all Kinds for all Purposes i2mo, 

Stansbie, J. H. Iron and SteeL (Westminster Series.) Svo, 
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Steinman, D. B. Suspension Bridges and Cantilevers. (Science Series 

Ilo. 127) o 50 

Stevens, H. P. Paper Mill Chemist i6mo, *2 50 

Stevenson, J. L. Blast-Fumace Calculations lamo, leather, *a 00 

Stewart, A. Modem Polyphase Machinery i2mo, *2 00 

Stewart, G. Modern Steam Traps , lamo, *i 25 

Stiles, A. Tables for Field Engineers zamo, z 00 

Stillman, P. Steam-engine Indicator lamo, i 00 

Stodola, A. Steam Turbines. Trans, by L. C. Loewenttein 8vo, *5 00 

Stone, H. The Timbers of Commerce 8vo, 3 50 

Stone, Gen. R. New Roads and Road Laws. i2mo, z 00 

Stopes, M. Ancient Plants 8vo, *2 00 

The Study of Want Life 8vo, *2 00 

Stumpf , Prof. Una-Flow of Steam Engine {In Press,) 

Sudborough, J. J., and James, T. C. Practical Organic Chemistry. . zamo, *2 00 

Suffling, E. R. Treatise on the Art of Glass Painting 8vo, *3 50 

Swan,K. Patents, Designs and Trade Marks. (Westminster Series. ).8vo, *2 00 

Sweet, S. H. Special Report on Coal 8vo, 3 00 

Swinburne, J., Wordingham, C. H., and Martin, T. C. Eletcric Currents. 

(Science Series No. Z09.) z6mo, o 50 

Swoope, C. W. Practical Lessons in Electricity zamo, *2 00 

Tailfer, L. Bleaching Linen and Cotton Yam and Fabrics 8vo, *5 00 

Tate, J. S. Surcharged and Different Forms of Retaining-walls. (Science 

Series No. 7.) z6mo, o 50 

Taylor, E. N. Small Water Supplies z2mo, *2 00 

Templeton, W. Practical Mechanic's Workshop Companion. 

Z2mo, morocco, 2 00 
Terry, H. L. India Rubber and its Manufacture. (Westminster Series.) 

8vo, *2 00 
Thayer, H. R. Stractural Design. 8vo. 

Vol. L Elements of Structural Design *3 00 

Vol. n. Design of Simple Stractures (In Preparation,) 

Vol. nL Design of Advanced Stractures {In Preparatum.) 

Thiess, J. B. and Joy, G. A. Toll Telephone Practice 8vo, *3 50 

Thom, C, and Jones, W. H. Telegraphic Connections oblong z2mo, z 50 

Thomas, C. W. Paper-makers' Handbook {In Press,) 

Thompson, A. B. Oil Fields of Russia 4to, ^7 50 

Petroleum Mining and Oil Field Development 8vo, *5 00 

Thompson, E. P. How to Make Inventions 8vo, o 50 

Thompson, S. P. Dynamo Electric Machines. (Science Series No. 75.) 

z6mo, o 50 

Thompson, W. P. Handbook of Patent Law of All Countries z6mo, z 50 

Thomson, G. S. Milk and Cream Testing zamo, *z 75 

Modem Sanitary Engineering, House Draiziage, etc. 8vo, {In Press,) 

Thomley, T. Cotton Combing Machines 8vo, ^3 00 

Cotton Spinning. 8vo. 

First Year *z 50 

Second Year *2 50 

Third Year ♦a 50 

Thurso, J. W. Modem Turbine Practice 8vo, ^4 00 
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Tidy, C. Mejrmott Treatment of Sewage. (Science Series No. 94.). 

i6mo, 

Tinney, W. H. Gold-mining Hachinery 8vo, 

Titherley, A. W. Laboratory Course of Organic Chemistry 8vo, 

Toch, M. Chemistry and Technology of Mixed Paints Svo, 

Materials for Permanent Painting lamo, 

Todd, J., and Whall, W. B. Practical Seamanship 8vo, 

Tonge, J. Coal. (Westminster Series.) 8yo, 

Townsend, F. Alternating Current Engineering 8vo, boards 

Townsend, J. Ionization of Gases by Collision 8vo, 

Transactions of the American Institute of Chemical Engineers. 8vo. 

Vol. I. 1908 ^6 00 

VoL n. 1909 *6 00 

VoLm. 1910 *6 00 

VoL IV. i9rx *<i 00 

Traverse Tables. (Science Series No. X15.) i6mo, 

morocco, 
Ttinks, W., and Housom, C. Shaft Governors. (Science Series No. 122.) 

i6mo, 

Ttowbridge, W. P. Turbine Wheels. (Science Series No. 44.) i6mo, 

Tucker, J. H. A Manual of Sugar Analysis 8vo, 

Tumlirz, 0. PotentiaL Trans, by D. Robertson i2mo, 

Tunner, P. A. Treatise on Roll-turning. Trans, by J. B. Pearse. 

8vo, text and folio atlas, 

Turbajrne, A. A. Alphabets and Numerals 4to, 

TurnbuU, Jr., J., and Robinson, S. W. A Treatise on the Compound 

Steam-engine, (Science Series No. 8.) i6mo, 

Turrill, S. M. Elementary Course in Perspective i2mo, 

Underhill, C. R. Solenoids, Electromagnets and Electromagnetic Wind- 
ings i2mo. 

Universal Telegraph Cipher Code i2mo, 

Urquhart, J. W. Electric Light Fitting i2mo, 

Electro-plating i2mo, 

Electrotjrping i2mo, 

Electric Ship Lighting i2mo, 

Vacher, P. Food Inspector's Handbook i2mo, 

Van Nostrand's Chemical Annual. Second issue 1909 i2mo, 

Tear Book of Mechanical Engineering Data. First issue 1912 . . . {In Press.) 

Van Wagenen, T. F. Manual of Hydraulic Mining i6mo, 

Vega, Baron Von. Logarithmic Tables 8vo, half morocco, 

Villon, A. M. Practical Treatise on the Leather Industry. Trans, by F. 

T. Addyman 8vo, 

Vincent, C. Ammonia and its Compounds. Trans, by M. J. Salter . . 8vo, 

Volk, C. Haulage and Winding Appliances 8vo, 

Von Georgievics, G. Chemical Technology of Textile Fibres. Trans, by 

C. Salter 8vo, 

Chemistry of Dyestuffs. Trans, by C. Salter 8vo, 

Vose, G. L. Graphic Method for Solving Certain Questions in Arithmetic 

and Algebra. (Science Series No. 16.) i6mo, o 50 
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Wabner, R. Ventilation in Mines. Trans, by C. Salter 8vo, 

Wade, E. J. Secondary Batteries 8vo, 

Wadmore, T. M. Elementary Chemical Theory.. lamo, 

Wadsworth, C. Primary Battery Ignition. lamo (In Press.) 

Wagner, E. Presenring Fruits, Vegetables, and Meat i2mo, 

Waldram, P. J. Principles of Str uc t ura l Mechanict (In Preu.) 

Walker, F. Aerial Navigation 8vo, 

Dynamo Building. (Science Series No. 98.) x6mo, 

Electric Lighting for Marine Engineers 8vo, 

Walker, S. F. Steam Boilers, Engines and Turbines 8vo, 

Refrigeration, Heating and Ventilation on Shipboard iimo, 

Electricity in Mining 8vo, 

Walker, W. H. Screw Propulsion 8vo, 

Wallis-Tayler, A. J. Bearings and Lubrication. 8vo, 

Aerial or Wire Ropeways 8vo, 

Modem Cycles 8vo, 

Motor Cars ^ 8vo, 

Motor Vehicles for Business Purposes 8vo, 

Pocket Book of Refrigeration and Ice Making lamo, 

Refrigeration, Cold Storage and Ice-Making 8vo, 

Sugar Machinery i2mo, 

Wanklyn, J. A. Water Analysis i2mo, 

Wansbrough, W. D. The A B C of the Differential Calculus i2mo, 

Slide Valves i2mo, 

Ward, J. H. Steam for the Million 8vo, 

Waring, Jr., G. E. Sanitary Conditions. (Science Series No. 31.). . i6mo, 

Sewerage and Land Drainage *6 

Waring, Jr., G. E. Modem Methods of Sewage Disposal i2mo, 

— How to Drain a House i2mo, 

Warren, F. D. Handbook on Reinforced Concrete lamo, 

Watkins, A. Photography. (Westminster Series.) 8vo, 

Watson, E. P. Small Engines and Boilers i2mo, 

Watt, A. Electro-plating and Electro-refining of Metals 8vo, 

Electro-metallurgy i2mo, 

'^— The Art of Soap-making 8vo, 

Leather Manufacture 8vo, 

Paper-Making 8vo, 

Weale, J. Dictionary of Terms Used in Architecture i2mo, 

Weale's Scientific and Technical Series. (Complete list sent on applica- 
tion.) 
Weather and Weather Instruments lamo, 

paper, 
Webb, H. L. Guide to the Testing of Insulated Wires and Cables. . i2mo, 

Webber, W. H. Y. Town Gas. (Westminster Series.) 8vo, 

Weisbach, J. A Manual of Theoretical Mechanics 8vo, 

sheep, 
Weisbach, J., and Herrmann, G. Mechanics of Air Machinery 8vo, 

Welch, W. Correct Lettering (In Pre8$,) 

Weston, E. B. Loss of Head Due to Friction of Water in Pipes . . . i2mo, 

Weymouth, F. M. Drum Armatures and Commutators 8vo, 

Wheatley, O. Ornamental Cement Work (In Prest,) 
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Wheeler, J. B. Art of War lamo, i 75 

Field Fortifications i2mo, i 75 

Whipple, S. An Elementary and Practical Treatise on Bridge Building. 

8vo, 3 00 

Whithard. P. Illuminating and Missal Painting lamo, z 50 

Wilcoz, R. M. Cantilever Bridges. (Science Series No. 25.) i6mo, o 50 

Wilkinson, H. D. Submarine Cable Laying and Repairing 8vo, *6 00 

Williams, A. D., Jr., and Hutchinson, R. W. The Steam Turbine {In Press.) 

Williamson, J., and Blackadder, H. Surveying 8vo, {In Press,) 

Williamson, R. S. On the Use of the Barometer 4to, 15 00 

Practical Tables in Meteorology and Hjrpsometery 4to, 2 50 

WiUson, F. N. Theoretical and Practical Graphics 4to, *4 00 

Wimperis, H. E. Internal Combustion Engine 8vo, *3 00 

Winchell, N. H, and A. N. Elements of Optical Mineralogy 8vo, *3 50 

Winkler, C, and Lunge, 6. Handbook of Technical Gas- Analysis. . .8vo, 4 00 

Winslow, A. Stadia Surveying. (Science Series No. 77.) i6mo, o 50 

Wisser, Lieut J. P. Explosive Materials. (Science Series No. 70.). 

i6mo, o 50 

Wisser, Lieut. J. P. Modem Gun Cotton. (Science Series No. 89.)x6mo, o 50 

Wood, De V. Luminiferous Aether. (Science Series No. 85.) i6mo, o 50 

Woodbury, D. V. Elements of Stability in the Well-proportioned Arch. 

8vo, half morocco, 4 00 

Worden, E. C. The Nitrocellulose Industry. Two Volumes 8vo, *io 00 

Cellulose Acetate 8vo, (In Press,) 

Wright, A. C. Analjrsis of Oils and Allied Substances 8vo, '''3 50 

Simple Method for Testing Painters* Materials 8vo, *2 50 

Wright, F. W. Design of a Condensing Plant i2mo, '^'i 50 

Wright, H. E. Handy Book for Brewers. 8vo, • *5 00 

Wright, J. Testing, Fault Finding, etc., for Wiremen. (Installation 

Manuals Series.) i6mo, *o 50 

Wright, T. W. Elements of Mechanics 8vo, *2 50 

Wright, T. W., and Hayford, J. F. Adjustment of Observations. 8vo, *3 00 

Young, J. E. Electrical Testing for Telegraph Engineers 8vo, *4 00 

Zahner, R. Transmission of Power. (Science Series No. 40.) i6mo, 

Zeidler, J., and Lustgarten, J. Electric Arc Lamps 8vo, *2 00 

Zeuner, A. Technical Thermodynamics. Trans, by J. P. Klein. Two 

Volumes 8vo, *S 00 

Zimmer, G. F. Mechanical Handling of Material 4to; *io 00 

Zipser, J. Textile Raw Materials. Trans, by C. Salter 8vo, *5 00 

Zur Nedden, F. Engineering Workshop Machines and Processes. Trans. 

by J. A. Davenport. 8vo *2 00 
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